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Chapter 1 
The Band Theory of Solids 


When researchers first come across serniconduc- 
tors, there was a clear-cut division of all solids 
into two large groups, viz. conductors (including 
all metals) and insulators (or dielectrics) and 
these differed in principle in their properties. 
These new semiconductor materials could not be 
included in either of these groups. On the one 
hand, they conducted electric current, although 
to а much lesser extent than metallic conductors, 
and on the other, they did not always conduct. 
Nevertheless, they did conduct electricity and so 
were named semiconductors (or half conductors). 

Later, it was discovered that semiconductors 
differ from metals both in the way they conduct 
and in the way external factors influence their 
conduction. For example, the effect of tempera- 
ture on conductivity of metallic conductors and 
semiconductors is quite opposite. In metals, an 
increase in temperature causes a gradual decrease 
in conductivity, while the heating of semiconduc- 
tors results in a sharp increase in conductivity. 
The introduction of impurities also has different 
effects on conductivity of metallic conductors and 
semiconductors. In metals, as a rule, impurities 
worsen conductivity, while in semiconductors 
the introduction of a negligibly small amount of 
Certain impurities can raise the conductivity by 
tens or even hundreds of thousands of times. 
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Finally, if we send a beam of light of a flux of 
some particles onto a conductor, it will have 
practically no effect, on its conductivity. On the 
other hand, irradiation or bombardment of a se- 
miconductor causes a drastic increase in its 
conductivity. 

It is interesting to note that these properties 
of semiconductors are, to a considerable extent, 
typical of dielectrics, hence it would be much 
more correct to call semiconductors semi-insula- 
tors or semidielectrics. 

In order to explain the behaviour of semicon- 
ductors in various conditions, to account for 
their properties and to predict new efiects, we 
must consider their structural peculiarities. That 
is why we shall start with the discussion of the 
atomic structure of matter. 


See. 1. Structure of Atoms, 
Hydrogen Atom 


From the course of physics you should know that 
an atom consists of a nucleus and electrons rotat- 
ing around it. This model of an atom was pro- 


‚ Hydrogen Atom. Bohr’s Postulates. Accord- 
ing to the Rutherford-Bohr model, hydrogen 
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atom consists of a singly charged positive nucleus 
and one electron rotating around it. To a first 
approximation, it can be assumed that the 
electron. moves along the trajectory which is 
а circle with the fixed nucleus at its centre. 
According to the laws of classical electrodynam- 
ics, any accelerated motion ofa charged body 
(including the electron) must be accompanied by 
the emission of electromagnetic waves. In the 
model under consideration, the electron moves 
with a tremendous centripetal acceleration, and 
therefore it should continuously emit light. 
Should it do so, its energy would gradually 
decrease and the electron would come closer 
and closer to the nucleus. Finally, the electron 
would unite with the nucleus ("fall" on it). 
Nothing of this kind occurs in reality, and atoms 
do not emit light in their unexcited state. In 
order to explain this fact, Bohr formulated 
two postulates. 

According to Bohr's first postulate, an electron. 
can only be in an orbit for which its angular 
momentum (i.e. the product of the electron 
momentum mv by the radius r of the orbit) is 
a multiple of h/2x (where k is Planck's con- 
stant)*. While the electron is in one of these 
orbits, it does not emit energy. Each allowed 


* Planck's constant is a universal physical constant and 
has the meaning of the product of energy and time, which 
is called action in mechanics. Since the quantity A is so to 
say an elementary action, Planck's constant is called the 
quantum (portion) of action. The introduction of the 
quantum of action laid the basis for the most important 
theory of the 20th century physics, viz. the quantum. 
theory. The magnitude of the quantum of action is very 
small: h = 6.62 x 10-34 J.sec. 


10 Ch. 1. The Band Theory of Solids 


electron orbit corresponds to a certain energy, or 
certain energy state of the atom, which is called 
а stationary state. Atoms do not emit light in 
a stationary state. The analytic expression of 
Bohr's first postulate is 


€ h 
mur — D , 


where n = 1, 2, 3, ... is ап integer called the 
principal quantum. number. 

Bohr's second postulate states that absorption 
or emission of light by an atom occurs during 
transitions of the atom from one Stationary state 
10 another. The energy is absorbed or emitted 
upon transition in certain amounts, called quan- 
ta, whose value hy is determined by the difference 
in energies corresponding to the initial and final 
Stationary states of the atom: 


iv = Wm — W,. 


where W,, is the energy of the initial state of the 
atom, W, the energy of its final state, and v the 
frequency of light emitted or absorbed by the 


j energy is absorbed. Quanta 
of light are called Photons к 


9 Bohr's theory, the electron 
hange its trajectory gradually 
Сап only “jump” from one 
another. Light is emitted 


> at а nearer stationary orbit. 
Atomic Radii of Orbits and Energy Levels. 


electron orbits can be found 
aw, the relations of classi- 
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cal mechanics, and Bohr's first postulate. They 
are given by the following expression: 


h? 


=. 
Ап?те? 


The nearest to the nucleus allowed orbit is char- 
acterized by m = 1. Using the experimentally 


Fig. 1 


obtained values of m, e and №, we find for the 
radius of this orbit 


тү = 0.58 X 10-8 cm. 


This value is taken for the radius of the hydro- 
gen atom. Any other orbit with a quantum num- 
ber и has the radius 


г = nn. 

_ Hence, the radii of successive electron orbits 
increase as n? (Fig. 1). 

. The total energy of an atom with an electron 
in the nth orbit is given by the formula 


И’ — — 2л2те* 


n*h? 
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These energy values are called atomic energy 
levels. И we plot the possible values of energy 
of an atom along the vertical axis, we shall 
obtain the energy spectrum of the allowed states 
of an atom (Fig. 2). 

It can be seen that with increasing n, the sepa- 
ration between successive energy levels rapidly 


Ww 
n=% 
n=4 
n=3 
n=2 
n=] 
Fig. 2 


decreases, This can be easily explained: ав 
ane in the energy of an atom (due to the 
Seon, a by the atom from outside) 18 
reas i by а transition of the electron to 
Exe fs © orbits where the interaction between 
Forthi se and the electron becomes weaker- 
ing far osha? а transition between neighbour- 
orbits is associated with a very sma 
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change in energy. The energy levels corresponding 
to remote orbits are so close that the spectrum 
becomes practically continuous. In the upper part 
the continuous spectrum is bounded by the 
ionization level of the atom (m — oo) which 
corresponds to the complete separation of the 
pee from the nucleus (the electron becomes 
ree). 

The minus sign in the expression for the 
total energy of an atom indicates that atomic 
energy is the lower the closer is the electron to 
the nucleus. In order to remove the electron 
from the nucleus, we must expend a certain 
amount of energy, i.e. supply a definite amount 
of energy to the atom from outside. For n — co, 
i.e. when the atom is ionized, the energy of an 
atom is taken equal to zero. This is why negative 
values of energy correspond to n == co. The level 
with п — 1 is characterized by the minimum 
energy of the atom and the minimum radius of 
the allowed electron orbit. This level is called 
the ground, or unexcited level. Levels with n = 
= 2, 3, 4, ...are called excitation levels. 

Quantum Numbers. According to Bohr's theo- 
ry electrons move in circular orbits. This theory 
provided good results only for the simplest atom, 
viz. the hydrogen atom. But it could not provide 
quantitatively correct results even for the helium 
atom. The next step was the planetary model 
of an atom. It was assumed that electrons, like 
the planets of the solar system, move in ellip- 
tical orbits with the nucleus at one of the foci. 
However, this model was also soon exhausted 
since it failed to answer many questions. 

This is connected with the fact that it is im- 
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possible in principle to determine the nature 
of the motion of an electron in an atom. There are 
no analogues of this motion in the macroworld 
accessible for observation. We are not only 
unable to trace the motion of an electron but 
we cannot even determine exactly its location 
at a particular instant of time. The very concept 
of an orbit or the trajectory of the motion of an 
electron in an atom has no physical meaning. 
It is impossible to establish any regularity in 
the appearance of an electron at different points 
of space. The electron is "smeared" in a certain 
region usually called the electron cloud. For 
àn unexcited atom, for example, this cloud has 
a spherical Shape, but its density is not uniform. 
The probability of detecting the electron is 
highest near the spherical surface of radius 71 
Corresponding to the radius of the first Bohr 
orbit. Henceforth, we shall assume that the 
electron orbit is a locus of points which are 
characterized by the highest probability of 
detecting the electron or, in other words, the 
region of space with the highest electron clou 
density. 

The electron cloud will be spherical only for 
the unexcited state of the hydrogen atom for 
which the principal quantum number is {Жее 
(Fig. 3a). When п — 2, the electron, in addition 
to a spherical cloud whose size is now four times 
greater, may also form a dumb-bell-shaped clou 
(Fig. 35). The nonsphericity of the region 0 
predominant electron localization (electron clou 
is taken into account by introducing а seconc 
quantum number Z, called the orbital quantum 
number, Each value of the principal quantum 
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number п has corresponding positive integral 
values of the quantum number l from zero to 
(n — 1): 


P= 0, 4, 2) шь» (n —1). 


For example, when n = 1, Z has a single value 
equal to zero. If n = 3, 1 may assume the values 


Fig. 3 


0, 1, and 2. For n = 1 the only orbit is spherical, 
therefore 1 = 0. When п = 2, both the spherical 
and the dumb-bell-shaped orbits are possible, 
hence ] may be equal either to zero or unity. 
For n — 3, 1 — 0, 1, 2. The electron cloud corre- 
sponding to the value l = 2 has quite a com- 
plicated shape. However, we are not interested 
in the shape of the electron cloud but in the 
energy of the atom corresponding to it. 

The energy of the hydrogen atom is only deter- 
mined by the value of the principal quantum 
number п and does not depend on the value of 
the orbital number J. In other words, if n = 3, 
the atom will have the energy W; regardless of 
the shape of the electron orbit correspondingto 
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the given value of n and various possible values 
of l. This means that upon a transition from the 
excitation level to the ground level, the atom 
will emit photons whose energies are indepen- 
dent of the value of l. 

While considering the spatial model of an 
atom, we must bear in mind that electron clouds 
have definite orientations in it. The position of 
an electron cloud in space relative to a certain 
selected direction is defined by the magnetic 
quantum number m, which may assume integral 
values from —l to +1, including 0. For a given 
shape (a given value of l), the electron cloud may 
have several different spatial orientations. For 
l = 1, there will be three, corresponding to 
the —1, 0, and --1 values of the magnetic quan- 
tum number m. When l = 2, there will be five 
different orientations of the electron cloud corre- 
sponding to m = — 2, —1, 0, +1, and +2. 
Since the shape of the electron cloud in a free 
hydrogen atom does not influence the energy 
of the atom, the more so it applies to the spatial 
orientation. 

Finally, a more detailed analysis of experi- 
mental results revealed that electrons in the 
orbits may themselves be in two different states 
determined by the direction of the electron spin. 
But what is the electron spin? 

In 1925, English physicists G. Uhlenbeck and 
S. Goudsmit put forward a hypothesis to explain 
the fine structure of the optical spectra of some 
elements. They suggested that each electron 
rotates about its axis like a top or a spin. In 
this rotation the electron acquires an angular 
momentum called the spin. Since the rotation 
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can be either clockwise or anticlockwise, the 
spin (in other words, the angular momentum 
vector) may have two directions. In A/2x units, 
the spin is equal to 1/2 and has either “+” or 
^—" sign depending on the direction. Thus, the 
electron orientation in the orbit is determined by 
the spin quantum number с equal to +1/2. It 
Should be noted that the Spin orientation, like 
the orientation of the electron orbit, does not 
affect the energy of hydrogen atom in a free 
state. 

Subsequent investigations and calculations 
have shown that it is impossible to explain the 
electron spin simply by its rotation about the 
axis. When the angular velocity of the electron 
was calculated, it was found that the linear 
velocity of points on the electron equator (if we 
assume that the electron has the spherical shape) 
would be higher than the velocity of light, 
which is impossible. The spin is an inseparable 
Characteristic of the electron like its mass or 
charge. 

Quantum Numbers as the Electron Address 
in ап Atom. Thus, we have learned that in 
order to describe the motion of the electron in an 
atom or, as physicists say, to define the state of 
ап electron in an atom, we must define a set of 
four quantum numbers: n, l, m, and о. 

Roughly speaking, the principal quantum 
number и defines the size of the electron orbit. 
The larger z, the greater region of space is em- 
braced by the corresponding electron cloud. By 
Setting the value of n, we define the number of 
the electron shell of the atom. The number т 
itself can acquire any integral value from 1 


2—01486 
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to oo: 
ике 4, 2, 3, 

The orbital quantum number 7 defines the shape 
of the electron cloud. From the entire set of orbits 
corresponding to the same value of n, the orbital 
number / selects those having the same shape. 
To each value of 7 there corresponds its own 
subshell. The number of subshells 19 equal to л, 
since 1 may acquire the values from 0 to (n — 1): 


PSU, 4.5 2. 


The magnetic quantum number m defines the 
spatial orientation of the orbit in the group of 
orbits with the same shape, i.e. belonging to the 
same subshell. In each subshell, there are (27 + 1) 
orbits with different orientations, since m may 
assume the values from 0 to =l: 


ть —(—1),...4 —41,0, +4) 204 + 
+ (l= 1), + 


Finally, the spin quantum number о defines the 
orientation of the electron spin in the given 
orbit. Spin has only two values: 


o=+1/2. 


While considering the hydrogen atom and using 
the concepts of “shell”, “subshell” and “orbit”, We 
spoke about the opportunities available to the 
single electron in this atom rather than about 
the atomic structure. The electron in the hydro- 
gen atom may go from one shell to another anc 
from orbit to orbit within the same shell. 
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The pattern of electron distribution in many- 
electron atoms and their possible transitions are 
much more complicated. 


Sec. 2. Many-Electron Atoms 


Pauli’s Exclusion Principle. In discussing the 
Structure of many-electron atoms, we must con- 
sider a very important principle formulated in 
1925 by the Swiss physicist W. Pauli. This 
principle states that there cannot be two electrons 
in an atom in the same quantum state described 
by the set of four quantum numbers (n, l, m, 
and o). In other words, only one or two electrons 
may be simultaneously in any stationary orbit 
in an atom. In the latter case, the spins of the 
electrons must have opposite directions, i.e. for 
one electron o = + 1/2, while for the other 
o = — 1/2. 

Taking into account the Pauli exclusion prin- 
ciple and knowing the number of stationary 
orbits characterized by different quantum num- 
bers, we can determine the possible number of 
electrons in every atomic shell and subshell (see 
Table 1). 

Distribution of Electrons over the Shells. The 
first shell, whose principal quantum number is 
n = 1, does not split into subshells, since it 
has only one quantum number J associated with 
it and this is equal to zero. In this case m = 0 as 
well, so we may conclude that the first shell 
consists of only one orbit which can be occupied, 
according to Pauli's exclusion principle, by 
only two electrons. 
oe 
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The second shell (п = 2) consists of two sub- 
shells since Z can be either 0 or 1. In atomic 
physics, letter symbols instead of the numeri- 
cal values of Z are used for describing subshells. 
For example, regardless of the value of the 
principal quantum number z, all subshells with 

= 0 are denoted by s, subshells with 7 = 1 are 
denoted by p, for 1 = 2 the symbol d is used, 
and so on. In this connection, it is said that the 
second shell consists of the s- and p-subshells. 
The s-subshell (J = 0) consists of one circular 
orbit and may contain only two electrons, while 
the p-subshell consists of three orbits (m may be 
equal to —1, 0, and +4) and may contain six 
electrons. The total number of electrons in the 
Second shell is equal to eight. 

Similarly, we can calculate the possible num- 
ber of electrons in any shell and subshell. For 
example, there can be 10 electrons in the 3d- 
subshell (n = 3, 1 = 2), viz. two electrons in 
each of the five orbits characterized by different 
values of the quantum number m. The maximum 
number of electrons in any subshell is equal to 
2 (21 + 1). In spectroscopy, letter symbols (terms) 
are ascribed to different shells: the first shell 
is denoted by K, the second by L, the third by M, 
and so on. . 

The single electron in a hydrogen atom is in 
à centrally symmetric field of the atomic nucleus; 
its energy is determined solely by the value of 
the principal quantum number z and does not 
depend on the values of the other quantum num- 
bers. On the other hand, in many-electron 
atoms each electron is in the field created both 


by the nucleus and by the ^ a) 
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The second shell (п = 2) consists of two sub- 
shells since Z can be either 0 or 1. In atomic 
physics, letter symbols instead of the numeri- 
cal values of Z are used for describing subshells. 
For example, regardless of the value of the 
principal quantum number z, all subshells with 
l = 0 are denoted by s, subshells with Z = 1 are 
denoted by p, for 1 = 2 the symbol d is used, 
and so on. In this connection, it is said that the 
second shell consists of the s- and p-subshells. 
The s-subshell (J = 0) consists of one circular 
orbit and may contain only two electrons, while 
the p-subshell consists of three orbits (m may be 
equal to —1, 0, and +4) and may contain six 
electrons. The total number of electrons in the 
Second shell is equal to eight. 

Similarly, we can calculate the possible num- 
ber of electrons in any shell and subshell. For 
example, there can be 10 electrons in the 3d- 
subshell (n = 3, 1 = 2), viz. two electrons in 
each of the five orbits characterized by different 
values of the quantum number m. The maximum 
number of electrons in any subshell is equal to 
2 (21 -- 1). In spectroscopy, letter symbols (terms) 
are ascribed to diflerent shells: the first shell 
is denoted by А, the second by L, the third by M, 
and so on. oT 

The single electron in a hydrogen atom is in 
a centrally symmetric field of the atomic nucleus; 
its energy is determined solely by the value of 
the principal quantum number z and does not 
depend on the values of the other quantum num- 
bers. On the other hand, in many-electron 
atoms each electron is in the field created both 
by the nucleus and by the other ¢lectrons, 
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Consequently, the energy of an electron in many- 
electron atoms turns out to depend both on the 
principal quantum number z and on the orbit- 
al number lZ, though remaining independent 
of the values of m and о. 

This feature of many-electron atoms leads to 
considerable differences between their energy 


15 


Fig. 4 


Spectrum and the spectrum of hydrogen atom. 
Figure 4 shows a part of the spectrum for many- 
electron atom (the energy levels of the first three 
atomic shells). Dark circles on the levels indicate 
the maximum number of electrons which can 
occupy the corresponding subshell. 

А It is well known that a system not subjected 
© external effect tends to go into the state 
with the lowest energy. Atom is not an exception 
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in this respect. As the atomic shells are filled, the 
electrons tend to occupy the lowest levels and 
would all occupy the first level if there were no 
limitations imposed by Pauli’s exclusion prin- 
ciple. The only electron in the hydrogen atom 
occupies the lowest orbit belonging to the 1s- 
level. in the helium atom, the same orbit con- 
tains also the second electron, and the first atom- 
ic shell is filled. It should be noted that helium 
is an inert gas, and its great stability is due to 
the complete outer shell. 

Inthelithium atom, there are only three elec- 
trons. Two of them occupy the first shell, and 
the third is in the second shell with n = 2 (it 
cannot occupy the first shell due to Pauli's 
exclusion principle). Lithium is an alkali metal 
whose valency equals unity. This means that 
the electron in the second shell is weakly bound 
to the atomic core and can be easily detached 
from it. This can be judged from the ionization 
potential which for lithium is only equal to 
5.37 V, while for helium it is equal to 24.45 V. 

As the number of electrons in an atom increases, 
the outer subshells and shells are filled. For 
example, starting with boron, which has 5 elec- 
irons, the 2p-subshell is filled. This process 1s 
completed in inert gas neon which has à fully 
filled second shell and is thus characterized by 
the great stability. The eleventh electron in the 
Sodium atom starts populating the third shell 
(3s-subshell), and so on. 
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Sec. 3. Degeneracy of Energy Levels 
in Free Atoms. Removal of Degeneraey 
by External Effects 


Degenerate States. We have already noted that 
in many-electron atoms the energy of electrons 
is only determined by the values of the quantum 
numbers т and Z and does not depend on the 
values of m and c. This can be illustrated by the 
energy spectrum shown in Fig. 4. Indeed, all six 
electrons in the 3p-subshell, for example, have 
the same energy, although they have different 
values of m and o. States described by different 
sets of quantum numbers but having the same 
energy are called degenerate. Similarly, the 
energy levels corresponding to these states are 
also called degenerate. The levels are degenerate 
while the atoms are in the free state. If, however, 
the atoms are placed in a strong magnetic or 
electric field, the degeneracy is partially or com- 
pletely removed. Let us illustrate this removal of 
degeneracy with respect to the quantum num- 
ber m. 

Degeneraey Removed by an External Field. 
Different values of the quantum number 7 
correspond to different spatial orientations of 
similar electron orbits. In the absence of ап 
external field, different orientations of the orbits 
do not affect the energy of the electrons. If. 
however, we place an atom in an external field, 
the field will act differently on the electrons in 
orbits oriented in different ways with respect to 
the direction of this field. As a result, changes in 
energies of electrons in similarly shaped but 
differently oriented orbits will be different both 
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in magnitude and in sign: energies of some 
electrons will increase while those of others 
will decrease. The energy levels for different 
electrons in the spectrum will also change their 
arrangement. Moreover, instead of one energy 
level corresponding to all electrons in similar 


External 
field is 
External switched 
field is d 
switched т т=-2 
off W 7 
у m=-] 
Y —— 
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Fig. 5 


orbits several sublevels appear in the spectrum, 
the number of sublevel being equal to the number 
of differently oriented similar orbits, i.e. to the 
number of possible values of the quantum number 
m. Figure 5 shows the result of an external electric 
field acting on the 3d-level, for which n = 3 and 
l = 2. It can be seen that splitting of the level 
into sublevels and the displacement of sublevels 
occur simultaneously. Mem 

he process in which previously indistinguish- 
able (from the point of view of energy) degenerate 
levels become distinguishable is called the 
removal of degeneracy. Let us illustrate degener- 
асу removal with another example. 
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We consider an electron having a certain 
energy WV, in a one-dimensional space character- 
ized by the coordinate x (Fig. 6). In the absence 
of an external field, the state of this electron is 
described by one energy level W, irrespective 
of the direction of its motion. In other words, in 
the absence of an external field the energy level 


— — 
-e 


w E=0 | x 
| E#0 
| Ба 
| 
| WzWyteEN 

WE. uber 
he М = ex 
аныц Р des m 

| 

Fig. 6 


Wa is doubly degenerate. If we apply an exter- 
nal electric field, say, along the z-axis, the 
energy of the electron becomes dependent on the 
direction of its motion. If the electron moves 
along the z-axis, it will be decelerated by the 
external field, its energy becoming Wo — 2 
(where т is the distance covered by the electron). 
_ If the electron moves in the opposite direction, 
its energy becomes И, + еЁх. Correspondingly: 
the appearance of two different states is mant. 
fested in the energy spectrum by the slitting ? 
the degenerate level W, into two nondegenerate 
levels W, — eEz and W, + еЕх. In other words, 
the degeneracy is removed under the effect of the 
external field, 
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Sec. 4. Formation of Energy Bands 
in Crystals 


Splitting of Energy Levels in a Crystal. Let 
us do the following mental experiment. Take V 
atoms of a substance and arrange them at a suffi- 
ciently large distance from each other but in 
such a way that this arrangement reproduces 
the crystalline structure of the material. Since 
the separation between the atoms is large, we 
can ignore their interaction and consider them 
free. In each of these atoms, there are degenerate 
levels with degeneracies equal to the number of 
differently oriented similar orbits in'correspond- 
ing subshells. Let us now start bringing the 
atoms closer, retaining their mutual arrange- 
ment. As the atoms converge, come closer, they 
begin to experience the influence of their ap- 
proaching neighbours, which is similar to the 
influence of an external electric field. The 
Smaller the separation between the atoms, the 
stronger is the interaction between them. Owing 
lo this interaction, degeneracy of the energy 
levels characterizing the free atoms is removed: 
each degenerate level splits into (21 + 1) nonde- 
generate levels. All the atoms in a crystal gen- 
erally exist under the same conditions (except 
for those which form the external boundary of 
the crystal). It could seem therefore that each 
atom should contribute the same set of nondegen- 
erate sublevels into the energy spectrum that 
characterized the crystal as a whole viz. one 1s- 
Sublevel, three 2p-sublevels, five 3d-sublevels, 
and so on. Each sublevel may contain two elec- 
trons with opposite spins. Although this splitting 
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actually occurs, the corresponding sublevels ob- 
tained from similar atomic levels differ from each 
other in energy, some of them are higher in the 
energy spectrum of the crystal than the initial 
levels of the individual atoms, while others lie 
somewhat lower. This difference can be explained 
by РашГз exclusion principle generalized 
for the entire crystal as a single entity. According 
to this principle, no two nondegenerate sublevels 
in a crystal may have the same enegy. Therefore, 
when the crystal is formed, each energy level 
spreads into an energy band consisting of JV (21 + 
+ 1) nondegenerate sublevels differing in energy. 
For example, the 1s-level spreads into 1s-band 
consisting of М sublevels which may contain 2V 
electrons, the 2p-level spreads into 2p-band con- 
sisting of 3 sublevels which may contain 6V 
electrons, and so on. : 

„Тһе formation of energy band in a crystal from 
discrete energy levels of individual atoms is 
shown Schematically in Fig. 7. The shorter the 
distance r, the Stronger the effect of the neighbour- 
ing atoms and the more the levels are “smeared”. 

he energy spectrum of a crystal is deter- 
mined by the smearing of the levels correspond- 
ing to the interatomic distance ао typical of 
à given crystal. ; 

The degree of smearing of levels depends on 
their depth in an atom. The inner electrons are 
strongly coupled to their nuclei and are screened 
rom external effects Бу the outer electron shells. 
Therefore the corresponding energy levels are 
weakly smeared, Naturally, the electrons in the 
Anter shells are most strongly affected by the 
ield of the crystal lattice, and the energy levels 
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corresponding to them are smeared the most. 
lt should be noted that smearing of levels into 
energy bands does not depend on whether there 
are electrons on these levels or whether they are 
empty. In the latter case, the smearing of levels 


wh wh 


Fig. 7 


indicates the broadening of the range of possible 
energies which the electron may acquire in the 
crystal. 

Allowed and Forbidden Bands. From what 
has been said above, it follows that there is an 
entire band of allowed energy values correspond- 
ing to each allowed energy level in a crystal, 
le. there is an allowed band. Allowed bands 
alternate with the bands of forbidden energy, or 
forbidden bands. Electrons in a pure crystal 
Cannot have an energy lying in the forbidden 
bands. The higher the allowed atomic level on 
the energy scale, the more the corresponding band 
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is smeared. As the energy increases, the forbid- 
den bands become narrower. 

The separation of sublevels in an allowed band 
is very small. In real crystals ranging from 1 to 
100 cm? in size, the sublevels are separated by 
10-22-10-* eV. This difference in energy is 50 
small that the bands are considered to be contin- 
uous. Nevertheless, the fact that sublevels in 
the bands are discrete and the number of sublevels 
in the band is always finite plays a decisive 
role in crystal physics, since depending on the 
filling of the bands by electrons, all solids can be 


divided into conductors, semiconductors, and 
dielectrics. 


Sec. 5. Filling of Energy Bands 
by Electrons 


Filled Levels Create Filled Bands While Empty 
Levels Form Empty Bands. Since the energy 
bands in solids are formed from the levels 0 
individual atoms, it is quite obvious that their 
filling by electrons will be determined above al 
by the occupancy of the corresponding atom!e 
levels by electrons. А 

_ Let us consider by way of an example the lith- 
lum crystal. In the free state, the lithium atom 
has three electrons. Two of these are in the 15 
shell, which is thus completed. The third da 
belongs to the 2s-subshell, which is half-fille¢. 
Consequently, when a crystal is formed, the 15 
band turns out to be filled completely, the ng 
band is half-filled, while the 2p-, 3s-, 3p- e! 
bands in an unexcited lithium crystal are empty» 
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since the levels from which they are formed are 
unoccupied. 

The same is true forall alkali metals. For exam- 
ple, when a sodium crystal is formed, the 
1s-, 2s-, and 2p-bands are completely filled, since 
the corresponding levels in sodium atoms are 
completely packed by electrons (two electrons 
in the 1s-level, two electrons in the 2s-level, 
and six electrons in the 2p-level). The eleventh 
electron in the sodium atom only half-fills the 
3s-level, hence the 3s-band too is half-filled with 
electrons. 

When crystals are formed by atoms with com- 
pletely filled levels, the created bands in general 
are also filled completely. For example, if we 
constructed a crystal from neon atoms, the 1s-, 
2s-, and 2p-bands in the energy spectrum of 
Such a crystal would be completely filled (each 
neon atom has 10 electrons which fill the cor- 
responding energy levels). The remaining upper- 
lying bands (3s, Зр, etc.) would turn out to be 
empty. 

Overlapping of Energy Bands in a Crystal. 
In some cases the problem of filling the energy 
bands by electrons is more complicated. This 
refers to crystals of rare-earth elements and those 
with a diamond-type lattice, among which the 
most interesting for us are the crystals of typical 
Semiconductors, viz. germanium and silicon. 

At a first glance, the crystals of rare-earth ele- 
ments must only have completely filled and emp- 
ty bands in their energy spectrum. Indeed, 
the beryllium atoms, for example, which have 
four electrons each, are characterized by two 
completely filled levels, 1s and 2s levels. In mag- 
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nesium atom, which has 12 electrons, the levels 
1s, 2s, 2p and 3s are also completed. llowever, 
the upper energy bands in crystals of the rare- 
earth elements, which are created by completely 
filled atomic levels, are in fact only partially 
filled. This can be explained by the fact that the 


Hybrid band 
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Fig. 8 


energy bands corresponding to the upper levels 
are smeared so much in the process of crystal 
formation that the bands overlap. Аз а result 
of this overlapping, hybrid bands are formed, 
which incorporate both filled and empty levels. 
ur example, a hybrid band in а beryllium crys- 
th is formed by the completed 2s-levels an 
26 empty 2p-levels (Fig. 8), while in the magne 
uum crystal, by the filled 3s-levels and emplY 
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3p-levels. It is due to the overlapping that the 
upper energy bands in rare-earth crystals are 
filled only partially. 

In semiconductor crystals with diamond-type 
lattices band overlapping leads to quite the 
Opposite result. In silicon atoms, for example, 
the 3p-level (3p-subshell) contains only two 


Fig, 9 


electrons, though this level may be occupied by 
51Х electrons. It is natural to expect that during 
the formation of a silicon crystal, the upper 
energy band (the 3p-band) will only be filled 
Partially, while the preceding band (the 3s-band) 
Will be filled completely (since it is formed by 
ihe Completely filled 3s-level). Actually the m 
аррте during the formation of a silicon crysta 
ПО! only leads 10 the appearance of a hybrid 
ands composed of the 3s- and 3p-sublevels, a 
also to а further splitting of the hybrid ban 
3—01486 
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into two sub-bands separated by the forbidden 
energy gap W, (Fig. 9). In all, the 3s + 3p 
hybrid band must have 8 electron vacancies 
per atom (2 vacancies in the 3s-subshell and 6 in 
the 3p-subshell). After the splitting of the hy- 
brid band, 4 vacancies per atom are found to be 
in each sub-band. Trying to occupy the lower 
energy levels, electrons of the third shells of sili- 
con atoms (there are four of them—two in the 
3s-subshell and two in the 3p-subshell) just fill 
the lower sub-band, leaving the upper sub-band 
empty. 


Sec. 6. Division of Solids into Conductors, 
Semiconductors, and Dielectrics 


Physical properties of solids, and first of all 
their electric properties, are determined by the 
degree of filling of the energy bands rather than 
by the process of their formation. From this 
point of view all crystalline bodies can be di- 
vided into two quite different groups. 

Conductors. The first group includes substances 
having a partially-filled band in their energy 
spectrum above the completely filled energy 
bands (Fig. 10a). As was mentioned above 
а partially filled band is observed in alkali 
metals whose upper band is formed by unfilled 
atomic levels, and in alkali-earth crystals wit 
a hybrid upper band formed as a result of the 
overlapping of filled and empty bands. 
substances belonging to the first group 
conductors. 

Semiconductors and Dielectrics. The second 
group comprizes substances with absolutely ешр” 


аге 
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ty bands above completely filled bands (Fig. 10b, 
с). This group also includes crystals with dia- 
mond-type structures, such as silicon, germanium, 
grey tin, and diamond itself. Many chemical 
Compounds also belong to this group, for ex- 
ample, metal oxides, carbides, metal nitrides, 
corundum (А1„О») and others. The second group 
of solids includes semiconductors and dielectrics. 
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Fig. 10 


The uppermost filled band in this group of crys- 
tals is called the valence band and the first empty 
band above it, the conduction band. The upper 
level of the valence band is called the top of the 
valence band and denoted by W,. The lowest 
level of the conduction band is called the bottom 
of the conduction band and denoted by We 

In principle, there is no difference between 
Semiconductors and dielectrics. The division in 
the second group into semiconductors and dielec- 
1163 is quite arbitrary and is determined by the 
width W, of the forbidden energy gap separating 
the Completely-filled band from the empty band. 
Substances with forbidden band widths Was 
S2eVv belong to the semiconductor subgroup. 
3* 
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Germanium (W j г> 0.7 eV), silicon (W, œ 1.2 eV) 
gallium arsenide GaAs (W, ~ 1.5 eV), and 
indium antimonide InSb (И, с 0.2 eV) are 
typical semiconductors. 

Substances for which W, > З eV belong to 
dielectrics. Well-known dielectrics include corun- 
dum (W,27 eV), diamond (W,z-5 eV) 
boron nitride (И, œ 4.5 eV), and others. 

The arbitrary nature of the division of second- 
group solids into dielectrics and semiconductors 
is illustrated by the fact that many generally 
known dielectrics are now used as semiconductors. 
For example, silicon carbide with its forbidden 
band width of about 3 eV is now used in semicon- 
ductor devices. Even such a classical dielectric 
as diamond is being investigated for а possible 
application in semiconductor technology. 

Energy Band Occupancy and Conductivity of 
Crystals. Let us consider the properties of a 
crystal with the partially filled upper band at 
absolute zero (T = 0). Under these conditions 
and in the absence of an external electric field, al 
the electrons will occupy the lowest energy levels 
in the band, with two electrons in a level. № 
accordance with Pauli's exclusion principle. 1 

Let us now place the crystal in an externa 
electric field with intensity Æ. The field acts 0? 
each electron with a force F = — Е and acce € 
ratesit. Asa result, the electron's energy increases 
and it will be able to go to higher energy 


levels. These transitions are quite possible, sin? 
artially 
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to upper-lying levels. Consequently, an external 
field in solids with a partially filled band accele- 
rates the electrons in the direction of the field, 
which means that an electric current appears. 
Such solids are called conductors. 

Unlike conductors, substances with only com- 
pletely filled or empty bands cannot conduct 
electric current at absolute zero. In such solids, 
an external field cannot create a directional mo- 
tion of electrons. An additional energy acquired 
by an electron due to the field would mean its 
transition to a higher energy level. However, 
all the levels in the valence band are filled. On 
the other hand, there are many vacancies in the 
empty conduction band but there are no electrons. 
Common electric fields cannot impart sufficient 
energy for electron to transfer from the valence 
band to the conduction band (here we do not 
consider fields which cause dielectric breakdown). 
For all these reasons an external field at absolute 
zero cannot induce an electric current even in 
semiconductors. Thus, at this temperature a 
semiconductor does not differ at all from a dielec- 
tric with respect to electrical conductivity. 


Chapter 2 


Electrical Conductivity 
of Solids 


Sec. 7. Bonding Forces in 
a Crystal Lattice 


Crystal as a System of Atoms in Stable Equilib- 
rium State. How is a strictly ordered crystal 
lattice formed from individual atoms? Why 
cannot atoms approach one another indefinitely 
in the process of formation of a crystal? What 
determines a crystal's Strength? 

In order to answer these questions, we must 
assume that there are forces of attraction Fat 
and repulsive forces F,., which act between 
atoms and which attain equilibrium during the 
formation of a crystal structure. Irrespective of 
the nature of these forces, their dependence on 
the interatomic distance turns out to be the same 
(Fig. 11a). At the distance rœ a, attractive 
forces prevail; while for r — ap, repulsive forces 
dominate. At a certain distance г = ap, which is 
quite definite for a given crystal, the attractive 
and repulsive forces balance each other, and the 
resultant force F, (which is depicted by curve 
becomes zero. In this case, the energy of interac 
tion between particles attains the minimum value 
Wer (Fig. 11b). Since the interaction energy. 18 
at its minimum at r — ао, atoms remain in this 
position (in the absence of external excitation): 
because removal from each other, as well as any 
further approach, leads to an increase in the 
energy of interaction. This means that at r = 4v 
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the system of atoms under consideration is in 
stable equilibrium. This is the state which corre- 
sponds to the formation of a solid with a strictly 
definite structure, viz. a crystal. 

Repulsive and Attraetive Forces. Curve 2 in 
Fig. 11a shows that repulsive forces rapidly 
increase with decreasing distance r between the 
atoms. Large amounts of energy are required in 
order to overcome these forces. For example, 
when the distance between a proton and a hy- 
drogen atom is decreased from r — 2a to r — a/2 
(where a is the radius of the first Bohr orbit), 
the energy of repulsion increases 300 times. 
For light atoms whose nuclei are weakly screened 
by electron shells, the repulsion is primarily 
caused by the interaction between nuclei. 
On the other hand, when many-electron atoms get 
closer, the repulsion is explained by the interac- 
tion of the inner, filled electron shells. The 
repulsion in this case is not only due to the 
Similar charge of the electron shells but also due 
to Tearrangement of the electron shells. At very 
Small distances, the electron shells should over- 
lap, and orbits common to two atoms will appear. 

Owever, since the inner, filled orbits have no 
vacancies, and extra electrons cannot appear in 
them due to the Pauli exclusion principle, some 
of these electrons must go to higher shells. 
uch a transition is associated with an increase in 
the total energy of the System, which explains 
the appearance of repulsive forces. 7 
th bviously, the nature of repulsive forces 1$ 

е same for all atoms and does not depend on 
the structure of outer, unfilled shells. On the 
contrary, forces of attraction which act between 
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atoms are much more diverse in nature, which 
is determined by the structure and degree of 
filling of the outer electron shells. Bonding 
forces acting between atoms are determined by the 
nature of attractive forces. When considering the 
Structure of crystals, the most important bonds 
are the ionic, covalent, and metallic, and these 
should be well known to you from the course of 
chemistry. Here, we shall only consider the 
covalent bond, which determines the basic prop- 
erties of semiconductor crystals. 

Covalent bond is the main one in the formation 
of molecules or crystals from identical or similar 
atoms. Naturally, during the interaction of iden- 
tical atoms, neither electron transfer from one 
atom to another nor the formation of ions takes 
place. The redistribution of electrons, however, 
is very important in this case as well. The pro- 
cess is completed not by the transfer of an elec- 
tron from one atom to another but by the collectiv- 
ization of some electrons: these electrons simul- 
taneously belong to several atoms. 

Let us see how the covalent bond is formed 
in the molecule of hydrogen, H,. Whilst the 
two hydrogen atoms are far apart, each of them 
“possesses” its own electron, and the probability 
of detecting "foreign" electrons within the limits 
of a given atom is negligibly small. For example, 
when the distance between the atoms isr = 5 nm, 
anelectron may appear in the neighbouring atom 
once in 1012 years. As the atoms come closer, the 
probability of “foreign” electron appearing sharp- 
ly increases. For r = 0.27nm, the transition 
frequency reaches 1014 sec-!, and at a further 
approaching the frequency of electron exchange 
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igh that "own" and "foreign" elec- 
speed ras same frequency near the two 
nuclei. In this case, the electrons are Said to be 
collectivized. The bond based on the Joint pos 
session” of two electrons by two atoms is called 
the covalent bond. 
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Not Every Two Hydrogen Atoms May Form 
a Molecule. The above process of the forma- 
tion of the hydrogen molecule is possible only 
when the electrons in atoms being combined 
have opposite spins. Only in this case may the 
electrons occupy the same electron orbit, which 
is a common orbit for the combined atoms. If, 
however, the electrons of the approaching hydro- 
gen atoms have parallel spins, i.e. are in the 
same state determined by the same set of four 
quantum numbers (п, 1, m, and o), then accord- 
ing to Pauli's exclusion principle they cannot 
occupy the same orbit. Such atoms will be repel- 
led ràther than attracted to one another, and 
their total energy will increase and not decrease 
with decreasing r (curve 2 in Fig. 12). Obviously, 
a molecule is not formed in this case. 

An important feature of covalent bonds is their 
saturation. This property is also one of the 
manifestations of Pauli's exclusion principle 
and consists in the impossibility of a third 
electron to take part in the formation of the 
covalent bond. Having combined into the cova- 
lent bond, electrons are unable to form another 
bond and at the same time they "do not allow" 
other electrons to penetrate the combined orbit. 
For this reason hydrogen molecule, for example, 
consists of two atoms, and the Н; molecule can- 
not be formed. 

Semiconductors as Typical Covalent Crystals. 
The diamond-type crystals exhibit the most 
iypical features of covalent bonds. Typical 
representatives of this group are semiconductor 
crystals and among them the well-known germa- 
nium and silicon. Atoms of these elements have 
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four electrons in the outer shell, each of which 
forms a covalent bond with four nearest neigh- 
bours (Fig. 13). In this process, each atom gives 
its neighbour one of its valence electrons for 
"partial possession" and simultaneously gets an 
electron from the neighbour on the same basis. 


Fig. 13 
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See. 8. Electrical Conductivity 
of Metals 


The best account of this phenomenon is given 
by the quantum theory of solids. But to elucidate 
the general aspects, we can limit ourselves to 
a consideration based on the classical electron 
theory. According to this theory, electrons in 
a crystal can, to a certain approximation, be 
identified with an ideal gas by assuming that 
the motion of electrons obeys the laws of classi- 
cal mechanics. The interaction between electrons 
is thus completely ignored, while the interaction 
between electrons and ions of the crystal lattice 
is reduced to ordinary elastic collisions. 

Metals contain a tremendous number of free 
electrons moving in the interstitial space of 
a crystal. There are about 10% atoms in 1 cm? 
of a crystal. Hence, if the valence of a metal is Z, 
the concentration (number density) п of free 
electrons (also called conduction electrons) is equal 
to Z x 10? стт. They are all in random 
thermal motion and travel through the crystal 
at a very high velocity whose mean value 
amounts to 105 cm/sec. Due to the random nature of 
this thermal motion, the number of electrons 
moving in any direction is on the average always 
equal to the number of electrons moving in the 
opposite direction, hence in the absence of an 
external field the electric charge carried by 
electrons is zero. Under the action of an external 
field, each electron acquires an additional veloci- 
iy and so all the free electrons in the metal move 
in the direction opposite to ihe direction of the 
applied field intensity. The directional motion of 
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electrons means that an electric current appears 
in the conductor. 

In an electric field of intensity Æ, each electron 
experiences a force F = eE. Under the action 


of this force, the electron acquires the accelera- 
tion 


where e is the charge of an electron and m is its 
mass. 

According to the laws of classical mechanics, 
the velocity of electrons in free space would 
increase indefinitely. The same would be ob- 
Served during their motion in a strictly periodic 
field (for example, in an ideal crystal with the 
atoms fixed at the lattice Sites). 

Actually, however, the directional motion of 


А ina crystal is quite insignificant due 
о imperfections in the lattice’s potential field. 
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length of this segment is called the mean free 
path of the electron and is denoted by À. 

Thus, being accelerated over the mean free 
path, the electron acquires the additional ve- 
locity of directional motion 


Av = at, 
where t is the mean free time, or the mean time 
between two successive collisions of the electron 


with defects. If we know the mean free path A, 
the mean free time can be calculated by the 


formula 
iim vot Ар ? 
where v, is the velocity of random thermal motion 
of the electron. Usually, the mean free path А of 
the electron is very short and does not exceed 
10-5 сш. Consequently, the mean free time т 
and the increment of velocity Av are also small. 
Since Av< vp, we have 
ош 
Uo 
Assuming that upon collision with a defect 
the electron loses practically the velocity of 
directional motion, we can express the mean 
velocity, called the drift velocity, as follows: 


Io Ay eE _ en 
оте ол ЧТ Os Е =иЕ. 
The proportionality factor 
pape Е 
2m Ug 


between the drift velocity v and the field intensi- 
ty E is called the electron mobility. 
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The name of this quantity reflects its physical 
meaning: the mobility is the drift velocity 
acquired by electrons in an electric field of unit 
intensity. A more rigorous calculation taking 
into account the fact that in random thermal 
motion electrons have different velocities rather 
than the constant velocity Vo gives а double 
value for the electron mobility: 


е À 
ти’ 

Accordingly, 
drift velocity 


en 


mvo 


a more correct expression for the 
1s given by the formula 


v= 


E. 


Let us now find ihe ex 


us. pression for the current 
density in metals. 


Since electrons acquire an 
additional drift velocity v under the action of 
ап external electric field, all the electrons that are 
ара distance not exceeding v from a certain area 


element normal to the direction of the field inten- 
sity will Pass through it in a unit of time. If the 
area of this elem 


ent is S, all the electrons con- 


the epiped of length y will pass 
through it in a unit of time (Fig. 15). И the 
Concentration of free electrons in the metal is л, 
Ons in this volume will be 
Н Censity, which is determined 
by the Charge carried by these electrons through 
expressed as follows: 

j= 


env 2 
wes. AERA 


mvg 
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The ratio of tlie current density to the inten- 
sity of the field inducing the current is called 
electrical conductivity and is denoted by o. Obvi- 
ously, we get 


o Sie nee = neu. 
E mg 
The reciprocal of electrical conductivity is 
called resistivity, р: 
1 
рте 


Note that the appearance of an electric current 
in a conductor is clearly connected with tho 
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Fig, 15 


electron drift. The drift velocity turns out to be 
quite low and in real electric fields it usually 
does not exceed the velocity of a pedestrian. At 
the same time, current propagates through wires 
almost instantaneously and can be detected in 
every part of a closed circuit practically at the 
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same time. Thiscan be explained by the extreme- 
ly high velocity of propagation of the electric 
field itself. When a voltage source is connected 
io a circuit, the electric field reaches the more 
remote sections of the circuit at the velocity of 


light and causes the drift of all the electrons at 
once, 


Sec. 9. Conductivity of Semiconductors 


As in the case of metals, electric current in semi- 
conductors is related to the drift of charge car- 
riers. In metals the presence of free electrons in 
а crystal is due to the nature of the metallic 
bond itself, while in semiconductors the appear- 
ance of charge carriers depends on many factors 
among which the purity of a semiconductor and 
its temperature are the most important. 

, Semiconductors are classified as intrinsic, and 
impurity (extrinsic), or doped. Impurity semi- 
conductors, ш turn, can be divided into electron- 
1с, or n-type semiconductors and hole, or p-type 
semiconductors depending on the type of impu- 


rity introduced into it. Let us consider each of 
these groups separately. 


Intrinsic Semiconductors 


or material itself. 

А ма Conductivity. At temperatures close 

Pea ы, all the atoms of а crystal are 
Y covalent bonds which involve al 
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the valence electrons. Although, as we mentioned 
above, all valence electrons belong equally to 
all the atoms of the crystal and may go from one 
atom to another, the crystal does not conduct. 
Every electron transition from one atom to 
another is accompanied by a reverse transition. 
These two transitions occur simultaneously, and 


Fig. 16 


the application of an external field cannot create 
any directional motion of charges. On the other 
hand, there are no free electrons at such low 
temperatures. ч 

From the point of view of band theory, this 
Situation corresponds to the completely filled 
valence band and an empty conduction band. 

As the temperature increases, the thermal 
vibrations of the crystal lattice impart an addi- 
tional energy to electrons. Under certain condi- 
tions, the energy of an electrons becomes higher 
than the energy of the covalent bond, and the 
electron ruptures this bond and travels to the 


4% 
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crystal interstice, thus becoming "free". Such an 
electron can freely move in the interstitial space 
of the crystal independent of the movements of 
other electrons (electron Z in Fig. 16). 

On the energy levels diagram, the "liberation" 
of an electron means the electron transition 


ГА 


1 We 


BA 


Fig. 17 


from the valence band to the conduction band 
(Fig. 17). The energy of rupture of the covalent 
bond in a crystal is exactly equal to the forbid- 
den band width W,, i.e. the energy required 
for an electron to change from a valence elec- 
tron to a conduction electron. It is clear that the 
narrower the forbidden gap for a crystal, the 
lower the temperature at which free electrons 
begin to appear. In other words, at the same 
temperature, crystals with a narrower forbidden 
and will have higher conductivity due to a high- 
er electron number density n in the conduction 
and. Table 2 presents the data on И’, and n for 
Some materials at room temperature. 
"n for example, we heat diamond to 600 К, 
#16 number density of free electrons in it will 
Increase so much that becomes comparable with 
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Table 2 


Material | Wg (eV) | т (ст-3) 


Indium antimonide 0.2 1016 
Germanium 0.7 1028 
Diamond 5.0 102 


that of the conduction electrons in germanium 
at room temperature. This is another reason why 
the division of solids into dielectrics and semi- 
conductors is arbitrary. 

Hole Conduetivity. A great number of free 
electrons appearing with increasing temperature 
is only one of the causes of intrinsic conductivity 
of a semiconductor. Another cause is associated 
with a change in the structure of the valence 
bonds in the crystal, and this is due to a transfer 
of valence electrons to the interstitial space. 
Each electron which moves into interstices and 
becomes a conduction electron leaves a vacancy, or 
"hole", in the system of valence bonds of the 
crystal (in Fig. 16 the hole is shown as a light 
circle; the cross indicates the rupture of the 
bond caused by this transition). This vacancy 
may be occupied by a valence electron from any 
neighbouring atom. The vacancy formed as 
^ result of this process may in turn be occupied 
9y an electron from a neighbouring atom, and so 
оп. Such electron transitions to vacant places do 
not require reverse transitions (as it was in the 
Case ofa completely filled system of valence 

onds in a crystal), and the possibility of a direc- 


54 Ch. 2. Electrical Conductivity of Solids 


tional charge transfer appears in the crystal. 
In the absence of an external field, these transi- 
tions are equally possible in all directions, 
hence the total charge carried through any area 
element in the crystal is zero. However, when 


, D0000 O 


Fig. 18 


the external field is switched on, these transi- 
tions become directional: electrons in the system 
of valence bonds move in the same direction as 
free conduction electr 


ons. The movement of 
electrons in such a transitio 


{ n chai E 
secutively, as if each dene bin canes 
into the vacancy left by its predecessor. If we 
analyze the result of this consecutive process 
it can be treated as tho movement of the vacancy 
н: in the opposite direction. 
: e sake of ilustration, let us consider 
n ain of checkers with a vacancy (Fig. 18a). 
16 consecutive motion of four checkers from 


ca i 
motion of the Miner n be considered as the 
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left by electron 7 is equivalent to the transition 
of the vacancy in the opposite direction, as 
shown by the dashed line. 

In semiconductor physies, these vacancies are 
called holes. Each hole is ascribed a positive 
charge +e, which is equal numerically to the 
electron charge. This approach allows us to 
consider a series of transitions of a single hole 
instead of describing the consecutive transitions 
of a chain of electrons (each to the neighbouring 
atom), and this considerably simplifies our 
calculations. 

The hole conductivity in an intrinsic semicon- 
ductor can be explained by the band theory. 
A transfer of electrons to the conduction band 
(see Fig. 17) is accompanied by the formation of 
vacancies (holes) in the valence band, which 
previously was completely filled. Therefore, elec- 
trons remaining in the valence band now can 
move to vacant higher energy levels. This means 
that in an external electric field they may acquire 
an acceleration and thus take part in the direc- 
tional charge transfer, viz. in creating electric 
current. 

The Number of Holes Equals the Number of 
Free Electrons. In an intrinsic semiconductor, 
there are two basic types of charge carriers: 
electrons (which carry negative charge) and holes 
(carrying positive charge). The number of holes is 
always equal to the number of electrons because 
the appearance of an electron in the conduction 
band always leads to a hole appearing in the 
valence band. Hence, electrons and holes are 
equally responsible for the conductivity of an 
intrinsic semiconductor. The only difference 18 


56 Ch. 2. Electrical Conductivity of Solids 


that electron conductivity is due to the motion 
of free electrons in the interstitial space of the 
crystal (i.e. the motion of electrons iravelling 
to the conduction band), while hole conductivity 
is associated with a transfer of electrons from 
atom to atom in the system of covalent bonds of 
the crystal (i.e. transitions of electrons re- 
maining in the valence bands). 

Since there are two types of charge carriers 
in intrinsic semiconductors, the expression for 
its electrical conductivity can thus be repre- 
sented as the sum of two terms: 


O = епш, + ери, 


where n; is the electron number density in an 


intrinsic semiconductor, p; the hole concentra- 


tion, and u, and up the mobilities of electrons 
and holes, respectively *, 


In spite of the apparent e 
trons and holes and the equali 
trations, the contributi 
ity to the conducti 


ductor is much larger than that of hole conductiv- 
ity. This is because of the higher mobility of 
electrons in Comparison with holes. For example, 
the electron mobility in germanium is almost 
twice the mobility of holes, while in indium 
antimonide InSb the ratio between the electron 
and hole mobilities is as much as 80, 

Ithough we shall cover the topic later, note 


nsic semicon- 


* In semiconductor technol 
| i с с ору, letter п denotes elec- 
ions, their density, ОГ 15 used as а subscript to indicate 
hat a physical quantity refers to electrons (negative), 
letter p (positive) is used in th 


: ositiy | € same way for holes, an 
the subscript i means "intrinsic", т үш 
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that conductivity in a semiconductor may be 
caused not only by an increase in temperature 
but also by other external effects such as irradia- 
tion by light or hombardment by fast electrons. 
What is necessary, is that an external effect 
causes a transition of electrons from the valence 
band to the conduction band or, in other words, 
there must be conditions for generating free 
charge carriers in the bulk of the semiconductor. 

Intrinsic conductivity with the strict equality 
of number densities of unlike charge carriers 
(n; = p;) can only be realized in superpure, 
ideal semiconductor crystals. In reality we al- 
ways have to deal with crystals contaminated 
to some extent. Moreover, it is doped semiconduc- 
lors that are most important for semiconductor 
technology. 


Doped (Impurity) Semiconductors 


Donor Impurities. The presence of impurity atoms 
in the bulk of an intrinsic semiconductor leads to 
certain changes in the energy spectrum of the 
crystal. While the valence electrons in an in- 
trinsic semiconductor may only have energy in 
the allowed band region (within the valence 
band or the conduction band) and their presence 
in the forbidden band is ruled out, the electrons 
01 some impurity atoms may have energies 
lying within the forbidden band. Thus, addi- 
tional allowed impurity levels appear in the energy 
Spectrum in the forbidden band between the 
‘op W, of the valence band and the bottom We 
9! the conduction band. 


Let us first consider how impurity levels appear 
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Бу using an electronic (n-type) semiconductor 
as an example. This is obtained when pentavalent 
arsenic atoms are introduced as an impurity 
into a tetravalent germanium crystal (Fig. 19). 
Four of the five valence electrons of arsenic take 
part in the formation of covalent bonds with the 
four nearest neighbouring germanium atoms, 


Fig. 19 


thus particip 


ticipating in the construction of a crys- 
tal lattice. 


lai These electrons are in the same 
conditions as the electrons of the atoms of the 
parent material (germanium), and thus have the 
same energy values as the electrons of germanium 
atoms and lie within the valence band of the 


ntly, these electrons 
ange the energy spec- 
th electron, however, 
formation of covalent 
s to the arsenic atom, 


s ) he field of the atomic 
core, The interaction between the electron and 
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the atomic core is, however, considerably weak- 
ened like the Coulomb force of interaction 
between two charges placed in a dielectric. The 
dielectric constant for germanium is = 16, 
hence the force of interaction between the arsen- 
ic atomic radical and the fifth valence electron 


Fig. 20 


is weakened 16 times and the energy of their 
bond becomes almost 250 times less. Owing to 
this, the orbital radius of the fifth electron in- 
creases 16 times, and in order to detach it from 
the atom and make it into a conduction elec- 
tron, only 0.01 eV energy is required. —— . 
In terms of the band theory, this situation just 
means that an additional allowed level corre- 
Sponding the energy of the fifth valence electron 
of the arsenic atom has appeared in the energy 
Spectrum of the crystal. This level lies et | 
bottom of the conduction band (Fig. 20) and i 
Separated from it by Wa œ 0.01 eV *. 
NOTET ae m ” 
Cathe subscript d is the abbreviation of the word sa 
ZEE i i s £ Me 
ormed upon their page я о called donor impurities 
and donor levels, 
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At temperatures close to absolute zero, all the 
fifth electrons of the arsenic atoms remain bond- 
ed to their atomic cores, in other words, are on 
their donor levels. The conduction band is 
therefore empty, and at T — 0 an electronic 
semiconductors does not differ from a typical 
dielectric as was the case for an intrinsic semi- 
conductor. However, given a slight increase in 
temperature so that the energy of thermal vibra- 
tions of the lattice becomes comparable with the 
bond energy Wy e 0.01 eV, the fifth electrons 
are detached from their arsenic atoms and go to 
the conduction band. The electronic semiconduc- 
tor acquires conductivity due to free electrons 
appearing in the interstitial space of the crystal. 

It should be emphasized that positive charges 
that remain after electrons have left the donor 
levels differ in principle from the holes of intrin- 
Sic semiconductors. The escaping electrons of 
impurity atoms did not take part in the formation 
of covalent bonds in the Crystal nor did they 
belong to the valence band. Therefore, the re- 
maining positive Charges are positively charged 
ions of the donor impurity (arsenic in lhe case 
under consideration), fixed in the crystal lattice 


and making no contribution to the conductivity 
of the crystal. 


Since electron conductivity is tho m 


of conductivity in crystals with 
Semiconductors containing 
called electronic, or n-type 


In n-type semiconductors at low temperatures, 
electron conductivity is predominant. At elevat- 
ed temperatures, Say, at room temperature, the 
conduction band also Contains electrons coming 


ajor type 
a donor impurity, 
this impurity are 
semiconductors. 
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from tlie valence band due to the rupture of valence 
bonds as well as electrons from the donor 
level. These transitions are, as we know, accom- 
panied by holes appearing in the valence band 
and by consequent hole conductivity. Never- 
theless, the electron conductivity exceeds the hole 
conductivity by many times. 

For example, if there is only one arsenic 
atom рег 107 germanium atoms, in a germanium 


Fig. 21 


crystal, the concentration of conduction electrons 
at room temperature is 2000 times higher than 
the hole concentration. 
. Charge carriers whose concentration dominates 
in a semiconductor under consideration are 
called majority carriers; charge carriers of the 
opposite sign are called minority carriers. Natural- 
ly, electrons are majority carriers in an electronic 
semiconductor, while holes are minority carri- 
ers, 

Hole Semiconductors. Let us now consider 
the case when a germanium crystal contains 
a trivalent indium atom (Fig. 21) instead of 
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а pentavalent arsenic atom. The indium atom 
lacks one electron to create covalent bonds with 
its four nearest germanium atoms; in other 
words, in the germanium crystal lattice one 
double bond is not satisfied. In principle, a satu- 
rated covalent bond with the fourth neighbour 
can be ensured by a transition of an electron from 


another germanium atom to 
but, the electron wil] need so 


the indium atom, 
me additional ener- 


29 form additional bonds with 
indium atoms (Fig, 2 ). Obviously, at 7 = 0 our 


а 
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ther'electrons in the conduction band nor holes in 
the valence band). 

As the temperature rises, electrons acquire 
additional energy of the order of W, due to 
thermal lattice vibrations (in the case under 
consideration, И, œ 0.01 eV) and may go from 
germanium atoms to indium atoms. A vacancy 


Fig.: 123 


(hole) is left where the electron moved from. 
Naturally, a reverse transition is also possi- 
ble, i.e. the electron may return to the ger- 
manium atom. If another valence electron occu- 
pies the vacancy while the original electron is 
at the indium atom, the original electron will 
have to remain there, thus converting the indium 
atom to a negatively charged ion bonded with 
the lattice and hence immobile. The vacancy in 
the system of valence bonds, formed after the 
departure of the electron (Fig. 23), thus becomes 
a free hole. The formation of holes in the valence 
band (see Fig. 22) signifies that the hole-type 
conductivity has become possible in the crystal. 
This type of conductivity determined the name 
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hole, or p-type semiconductors. Impurities intro- 
duced into a semiconductor to trap electrons 
from the valence band are called acceptor impuri- 


ties, and the energy levels associated with them 
are called acceptor levels. 


Sec. 10. Eflect of Temperature 


on the Charge Carrier Concentration 
in Semiconductors 


When we considered semiconductors with differ- 
ent types of conduction, we emphasized that 
their conductivity is in principle determined 
by temperature. Semiconductors become capable of 
conducting electric current only at temperatures 
considerably higher than absolute zero because 
it is only then that free Charge carriers appear. 


Let us now see what difference there is between 
the effect of temperature on the electric proper- 
ties of intrinsic and 


1 on those of extrinsic semi- 
conductors, 

Effect of Temperature оп Conductivity of 
Intrinsic Semiconductors. A peculiar feature of 
intrinsic semiconductors is that both types of 
charge carrier—electrons and holes—appear in 
them simultaneously and in equal amounts. 
From the moment the energy of thermal lattice 
vibrations becomes high enough for the electron 
transfer from the valence band to the conduction 
band, any further increase in temperature is 
accompanied by an exceptionally rapid increase 
in free charge carrier concentration. For example, 
an Increase in temperature from 100 to 600 K in 
intrinsic germanium raises the carrier concen- 
tration by 17 orders of magnitude (1017 times). 
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In order to depict this dependence graphically; 
a semilogarithmic scale is normally used. ‘The 
reciprocal of temperature, 1/7, is plotted along 
the z-axis, while the value of log п; (logarithm 
of concentration) is plotted along the y-axis 
(Fig. 24). On this scale, the т; = f (1/7) depen- 
dence is a straight line intersecting the z-axis at 


log n, 


log ny, 
N 
x 


EN 
. T 
Fig. 24 


à certain point 1/T. The charge carrier concen- 
tration rises with temperature because electrons 
from deeper and deeper levels of the valence band 
move to the conduction band. 

If we extrapolated the straight line m; = 
= (4/7) tothe intersection with the y-axis 
(this would correspond to T = оо), we would 
Obtain the value of log п; (where mio 13 the 
Concentration of the valence electrons in the 
81ven semiconductor). It is impossible to attain 
this state experimentally because the crystal 
lattice would be desroyed and the semiconductor 


5—01486 
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would be melted before all the electrons parti- 
cipating in the formation of covalent bonds travel 
to the conduction band. 

Since the concentration of electrons and holes 
in an intrinsic semiconductor is the same at any 
temperature, the log p; — f (1/T) dependence 
willalso be the straight line identical to one 
shown in Fig. 24. Using the equality n; = pj, we 
can write 


— 2 
nipi = ni. 


And since the concentration of charge carriers 
in each intrinsic semiconductor only depends on 
the temperature, it is clear that at any fixed 
temperature the product түр is constant (the 
law of mass action): 

nip; = nj = const. 


At T — 300 K (which is usually taken as room 
temperature), the value of nj for silicon is equal 
to 4.2 x 10% cm-*, while for germanium ni = 
= 6.25 x 10% cm-*, It is interesting to note 
that the law of mass action is also valid for im- 
purity semiconductors. 

Impurity Semiconductors. The free carrier con- 
centration in electronic and hole semiconductors 
orrendi on temperature in the same way, so we 
al imit ourselves to only n-type semiconduc- 

Figure 25 Shows a typical log n, — f (1/T) 
Curve for impurity semiconductors. Close to 
absolute zero, there are no free carriers in the 
pides band of an electronic semiconductor, 
ү in the case with intrinsic semiconductors. 

5 the temperature rises, however, the conduc- 
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tion electrons in the electronic semiconductor 
appear much earlier than in the intrinsic semi- 
conductor. The reason for this is clear and is 
because the energy required to detach the fifth 


log n, 


Fig. 25 


valence electron from а donor atom, i.e. to 
move an electron from the donor level Иа to 
the conduction band, is almost 100 times less 
than that needed for the electron transition from 
the valence band to the conduction band. Recall, 
for example, that for silicon, Иа œ 0.01 eV, 
While W, ~ 1.2 eV. Hence, electrons resulting 
from transitions labelled 7 in Fig. 26 will be the 

St to appear in the conduction band. Natural- 
ly, there is no difference between these electrons 
ànd the electrons arriving to the conduction band 
from the valence band, but sometimes the form- 
ег are called impurity electrons to emphasize 

ir origin. 

\s the temperature rises further, the number 
of Impurity electrons arriving to the conduction 
5* 
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band increases rapidly, while the number of 
electrons remaining on the donor level decreases. 
In other words, the impurity level is depleted. 
At a certain temperature 7, (depletion tempera- 
ture) all the electrons from the donor level are 
transferred to the conduction band. In this case, 


Fig. 26 


the Concentration of conduction} electrons, be- 
Comes practically e 


the donor i bog to the concentration of 
4 mpuri ; o 
semiconductor: Y Na (doping level) of th 


т = Ма. 


In most semicon 
depleted at low te 


germani : mperatures, For example, in 
am with a doping level of arsenic atoms 
Ма > 6 cm~ 
"Y m^, the tem 


erature epletion 

of the Доо level is aont 30 ны 
at er ae Process is dependent on the value 
ар ero energy Wa of the impurity 
г аш on their Concentration Vg. Thus the 
Pletion temperature T, is the higher, the 
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larger the activation energy and the impurity 
concentration. 

At T > T, thenumber of free electrons remains 
constant over rather a wide temperature 
range (region be in Fig. 25). This can be ex- 
plained by the fact that impurity levels are com- 
pletely depleted, and the energy of thermal lattice 
vibrations is still insufficient to excite the 
valence electrons. In this temperature range, the 
free carrier concentration can be determined from 
the relation nm, œ~ Na. 

With a further increase in temperature, the 
process of electron transitions from the valence 
band to the conduction band becomes more and 
more intense (these transitions are denoted by 2 
in Fig. 26). At a certain temperature 7;, the 
number of such transitions becomes so large 
that the concentration of intrinsic electrons, 
le. electrons coming from the valence band, 
becomes comparable with the concentration of 
impurity electrons. The temperature T; is called 
the temperature of transition to intrinsic conduc- 
tivity. Any further increase in temperature re- 
sults in such a rapid growth of intrinsic carrier 
Concentration (region cd in Fig. 25) that we can 
Ignore the impurity electrons and assume that 
nna œ~ n;. In this temperature range, an electron- 
16 impurity semiconductor does not differ from 
?n intrinsic (pure) semiconductor either in the 
nature of conductivity (which is now mixed— 
electron and hole, since the departure of electrons 
from the valence band is associated with a simul- 
taneous appearance of holes)*or in the “congen: 
tration of free charge carriers. 

For most impurity semiconductors, the temper- 
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ature of transition to intrinsic conductivity 
considerably exceeds room temperatur. For 
example, the 7; for n-type germanium with a dop- 
ing level of Ng œ 1016 cm-? is approximately 
450 K. The value of 7; depends on the doping 
level Ng and on the forbidden band width W, 
of the semiconductor: the higher the doping level 


Fig. 27 


and the wider the forbidden gap, the higher is 
the lemperature of transition to intrinsic con- 
ductivity. 

Degenerate Semiconductors, Semiconductors 
with very high doping level (108-1019 cm-?) 
are especially interesting. They are called 
degenerate semiconductors, or semimetals. Degen- 
erate semiconductors are very important in 
semiconductor technology. 

у rs was mentioned above that the addition of 
: ү impurity lo an intrinsic semicenduc- 
or leads to a discrete donor level appearing in the 
energy spectrum of the semiconductor (tc he more 
рш, in its forbidden band) and separated from 

10 bottom of the conduction band by a quite 
а energy interval W, (Fig. 27a). At quite 
ow impurity concentrations (the imprrity atoms 
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are so far apart that their interaction can be 
ignored), this donor level can be represented as 
а line. Asthe concentration of impurity increases, 
the impurity atoms become closer and closer 
to each other, and the orbits of their fifth valence 
electrons, which are not involved in the lattice 
formation, start overlapping. These electrons 
can now move freely from one impurity atom 
to another. In other words, the valence electrons 
no longer belong to individual impurity atoms 
and become common. This means that they can 
move from one impurity atom to another within 
the entire crystal. 

In the language of the band theory, an increase 
in the impurity concentration, accompanied by 
the mutual effects of impurity atoms on each 
other, leads to the removal of degeneracy in 
these atoms, the splitting of the donor impurity 
level into sublevels, and the formation of the 
impurity band (Fig. 27b). Essentially, the for- 
mation of the energy band from an individual 
degenerate level in a system of impurity atoms 
is similar to the band formation from the energy 
levels of individual atoms when they approach 
each other to form a crystal (see Fig. Т)» 

The higher the doping level, the closer are 
impurity atoms to each other, the stronger their 
mutual effect and the more the impurity level 
is smeared. Finally, the impurity band broadens 
so much that it overlaps with the conduction 
band (Fig. 27c) thus forming a hybrid band filled 
only partially by electrons. Now the impurity 
electrons which previously occupied the impurity 
band can travel freely to the conduction band. 
Since this band contains free higher-lying energy 
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levels, the impurity electrons may acquire an 
additional energy in an external electric field 
and hence get accelerated. As was shown above, 
this indicates the appearance of conductivity 
in a crystal. 

It should be stressed here that the conductivity 
in degenerate semiconductors is only associated 
with a high concentration of donor impurity, 
that leads to overlapping between the impurity 
band and the conduction band, and is not associat- 
ed with the temperature of the crystal. In this 


be observed even at 
this reason, they some- 
als. The independence 


conduction band 
causes intrinsic cond 


As the impurity concentration increases, the 
broadening of impurity levels into a band is 
first accompanied by a decrease in the energy 
of activation of impurity electrons, since the 
value of Wi (see Fig. 276) is lower than Wy 
(see Fig. 27a). This leads to the appearance of 


the impurity concentrati 
atio 
that the i 8 


band overla 


к becomes so high 
mpurity band and the conduction 


р, the forbidden band width becomes 
smaller: y (see Fig. 275) is less tha, sec 
Fig. 27a). "Por ено е ш 


the forbidden band 
à doping level of the 
€creases from 0.7 to 0.5 eV. 


width in ger 
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order of 4019 wth 
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The log pp = f (1/7) dependence for p-type 
semiconductors is described by a curve identical 
to the one shown in Fig. 25. In this case, the 
regions ab and be correspond to the hole conduc- 
tivity and cd, to the intrinsic conductivity. The 
increase in the hole concentration with temper- 
ature in the ab region is due to the trapping of 
electrons from the valence band by acceptor 
impurity atoms and the appearance of free holes 
capable of carrying the charge. When the accep- 
tor level is filled, i.e. when all impurity atoms 
complete their bonds in the crystal lattice, sat- 
uration is attained, characterized by the inde- 
pendence of hole impurity concentration on tem- 
perature (bc region) At higher temperatures 
(cd region), a sharp increase in the intrinsic car- 
rier concentration is observed due to the tran- 
sition of electrons from the valence band to the 
conduction band. ы 

It should be noted that all impurity semicon- 
ductors always contain, in addition to the majo- 
rity carriers, minority carriers as well, practi- 
cally at any temperature. Naturally, the number 
of minority carriers in the low temperature re- 
gion is small. Concentrations of majority and 
minority carriers are related through the laws 
of mass action, which states that the product 
of concentrations of majority and minority car- 
Tlers in any semiconductor is equal to the square 
of the concentration of intrinsic carriers in the 
Corresponding intrinsic semiconductor at the 
same temperature: лр = ni and Ppp = Mr 
Where п, and p, are the concentrations of elec- 
trons and holes in electronic semiconductor, 
while p, and n, are the concentrations of holes 
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and electrons in a hole semiconductor. The law 
of mass action implies that the addition of an 
active impurity to a semiconductor increases 
the concentration of the majority carriers and 
simultaneously decreases the concentration of 
the minority carriers so that the product of 
the concentrations of these carriers remains un- 
changed. For example, if pure germanium with 
an intrinsic carrier concentration at room tem- 
perature n; ~ 1013 cm-? is doped with such an 
amount of donor impurity that the number of 
free electrons increases 1000 times, and the 
majority carrier concentration becomes 
œ 1018 em-?, the number of minor 
(holes) in this case will decre 
and their concentration 
œ 10% cm-9, Thus, 


ng & 
ity carriers 
ase 1000 times, 
would become р, ~ 


, Н the minority carrier con- 
centration will be million times lower than 


the majority carrier concentration. This decrease 


in the minority carrier Concentration can be 
explained as follows. 


As a result of the a 


ppearance of the large num- 
ber of conduction e 


| j lectrons, the lower energy 
evels in the conduction band are filled. Hence, 


the electrons from the valence band may move 
only to the higher-lying, unfilled levels of the 
conduction band. The energy required for these 
transitions is higher than in the case of a free 
conduction band. As a result, the probability 
ak нЕ iransitions from the valence band 
a the conduction band, and hence the number 
of holes formed in the valence band, decrease. 
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Sec. 11. Temperature Dependence 
of Electrieal Conduetivity 
of Semiconductors 


It was shown above that electrical conductivity 
is expressed by the formula 


о = enu, 


where n is the charge carrier concentration that 
determines the conductivity of a given substance 
and u the mobility of these carriers. Charge 
carriers can be either electrons or holes. It is 
interesting to note that although electrons are 
known to act as free charge carriers in most 
metals, this role is played by holes in some me- 
tals. Zinc and beryllium are typical examples of 
metals with the hole conductivity. 

In order to determine how the conductivity 
depends on temperature, we must know how the 
concentration of free carriers and their mobili- 
ties depend on temperature. In metals, the 
concentration of free charge carriers is indepen- 
dent of temperature. Hence, the temperature 
variation of the conductivity of metals is com- 
pletely determined by the temperature dependence 
of the mobility of carriers. On the contrary, the 
charge carrier concentralion in semiconductors 
strongly depends on temperature, while temper- 
ature variations of the mobility are insignifi- 
cant. However, in the temperature regions where 
the carrier concentration is constant (the deple- 
tion region and the impurity saturalion region), 
the temperature dependence of conductivity is 
fully determined by the temperature variations of 


the mobility of carriers. 
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Mobility is determined by the Scattering of 
charge carriers by various defects of the crystal 
lattice, i.e. by the change in the velocity of direc- 
tional motion of carriers when they interact 
with various defects. The most important is 
the interaction between carriers and the ionized 
atoms of various impurities and the thermal 
vibrations of the crystal lattice. Scattering 
processes determined by these interactions have 
different effects in different temperature regions. 

At low temperatures, when the thermal vibra- 


from their 


«d ystal due to the 
thermal vibrations and so thermal scattering 


Scattering by Ionized Impurity Atoms. In im- 
purity semiconductors, the concentration of im- 
purity atoms is many times higher than the 
concentration of impurities in metals. Even 
at quite low temperatures, most of the impurity 


are ionized. This is 
of the conductivity 
primarily associated 
rities. The scattering 
> "purity ions turns out to be much 
йөр than the Scattering by neutra] atoms. 
e з because for the Scattering by ionized 
atom the ca | stray into the elec- 
У the ion (Fig. 28), whereas 

the scatterin utral atom requires a direct 
15101. When ап electron flies through the 
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electric field created by a positive ion, 115 trajec- 
lory bends, as shown in the figure, and the 
velocity, vg it acquired in the external field 
will decrease to vg. If the electron comes close 


Region of 
electric field 
of ion 


15.628 


enough to the ion its motion after scattering may 
in general become opposite in the direction to 
that of the external field. 

When he was considering the scattering of 
charged particles by charged centres, Rutherford 
concluded that the mean free path of particles 
should be proportional to the fourth power of 
their velocity: 

À e и. 

The application of this dependence to the 
Scattering of carriers in semiconductors has led 
to a very interesting and at first sight unexpected 
result: a£ low temperatures the mobility of carriers 
must increase with temperature. In reality the 
mobility of carriers turns out to be proportional 
to the third power of their velocity: 
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On the other hand, the mean kinetic energy 
of charge carriers in semiconductors is propor- 
tional to temperature, W, ос АТ, and hence 
the mean thermal velocity is proportional to the 
square root of 7 (since W, = mv?/2). Consequent- 
ly, we get the following relationship between 
the mobility of carriers and the temperature: 


их ос (ИТ) =T", 


At _low А temperatures where the scattering by 
ionized impurity atoms dominates and the ther- 


Fig. 29 


mal vibrations of the lattice atoms can be ig- 
nored, the mobility of carriers increases with bunt 
pinum ш proportion to 73/2 (the left branch 
a n и (T) curve in Fig. 29). Qualitatively, 
ud je pendence can be easily explained because 
| gher the thermal velocity of carriers, the 
Shorter is the time they stay in the field of an 
lonized atom and hence the less their trajectory 
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is distorted. Thus their mean free path and mo- 
bility increase. 

Scattering by Thermal Vibrations. As the 
temperature increases, the mean velocity of 
the thermal motion of carriers increases to such 
an extent that the probability of their scatter- 
ing by ionized impurity atoms becomes very low. 
At the same time, the amplitude of thermal vibra- 
tions of the lattice atoms increases so that the 
scattering of carriers by thermal vibrations 
becomes predominant. The mean free path of 
carriers, and hence their mobility, decrease as 
the material is heated further due to the inten- 
sification of the scattering by thermal vibra- 
tions. 

The shape of the u (T) curve in the high-tem- 
perature region is different for different semi- 
conductors. It depends on the nature of the 
semiconductor, the width of the forbidden band, 
doping level, and some other factors. For typical 
covalent semiconductors, germanium and sili- 
con in particular, the и (Т) dependence has the 
form 


uo T 


for moderate doping levels (see the right branch 
in Fig. 29). 

Thus, the mobility of carriers in semiconduc- 
tors grows in proportion to 7% at low tempera- 
tures and decreases in inverse proportion to 73/2 
at high temperatures. 

Temperature Dependence of Conductivity of 
Semiconductors. If we know how the mobility 
and carrier concentration depend on the tem- 
perature in a semiconductor, we can establish 
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how its conductivity depends on temperature. 
The log о = f (1/T) curve is shown schematical- 
ly in Fig. 30. It can be seen that the shape of 
this curve is similar to that for the log x = f (1/7) 
curve shown in Fig. 25. Since the temperature 
dependence of the carrier concentration is much 
stronger than the temperature dependence of 
the mobility, the temperature dependence of 
the conductivity c (7) in the regions of impurity 


log of 


gies of the donor impuri 
forbidden band width ar. aloms and on the 


of the semiconductor. 
nal to the energy of de- 


he slope Yn is proportio 
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tachment of the fifth valence electron from the 
atom of the donor impurity. Therefore, if we 
can obtain experimentally a graph describing 
the temperature variation of the conductivity 
of a semiconductor in the impurity region ab, 
we can find the value of the activation energy 
lor the donor level, i.e. the separation Wa be- 
tween the donor level and the bottom of the 
conduction band (see Fig. 20). The slope ү; 
is proportional to the energy required for an 
electron to go from the valence band to the 
conduction band, viz. the energy required to 
cereale intrinsic carriers in а semiconductor, 
Consequently, having determined experimen- 
lally the temperature dependence of the conduc- 
tivity of a semiconductor in the intrinsic re- 
gion cd, we can find the forbidden band width 
W, (see Fig. 17). The values of Wa and Wg 
are the most important characteristics of a semi- 
conductor, 

The difference between the o (7) and n (T) 
dependences is mainly observed in the bc region 
which lies between the impurity depletion 
lemperature 7; and the temperature 7; of the 
lransition to intrinsic conductivity. This region 
corresponds to the ionized state of all the impu- 
rily atoms, while the energy of the thermal vibra- 
tions is still insufficient for creating intrinsic 
conductivity. For this reason, the carrier con- 
centration (which is practically equal to the 
concentration of impurity atoms) does not change 
with increasing temperature. In this region, 
the temperature dependence of conductivity is 
determined by the temperature dependence of 
the carrier mobility. At a moderate impurity 
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concentration, the scattering by thermal lattice 
vibrations is the main scattering mechanism in 
this temperature region for most of semiconductors. 
This mechanism is responsible for a decrease 
in the mobility of carriers, and hence in the 
conductivity of semiconductors, as the tem- 
perature increases within bc. 

For degenerate semiconductors, the scatter- 
ing of carriers by ionized impurity atoms re- 
mains the same up to high temperatures due 
lo the high doping level which causes the olec- 
tric fields of ions to overlap. As we mentioned 
above, this mechanism is characterized by an 
increase in the carrier mobility with temperature. 


Chapter 3 
Nonequilibrium Processes 
in Semiconductors 


Sec. 12. Generation and Recombination 
of Nonequilibrium Charge Carriers 


Free Carrier Generation. It was shown that at 
a temperature above absolute zero, all semi- 
conductors have some free carriers. Generally, 
the free carrier concer tration rises with temper- 


Fig. 31 


ature. The appearance of free carriers is ex- 
plained by transitions of electrons from the valence 
band or from the donor levels to the conduction 
band. This process is called the generation of free 
carriers (Fig. 31). 

Free Carrier Recombination. If, however, the 
generation of carriers were the only process in a 
semiconductor, more and more electrons would 
arrive to the conduction band, and in a certain 


6* 
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Ише all the valence electrons would be found 
in the conduction band. Nothing of this kind is 
observed experimentally. This is because the 
generation of carriers is accompanied by the 
recombination of free carriers. After a certain 
time, the electrons from the conduction band 
return to the valence band or to vacancies in the 
impurity level (Fig. 32). In other words, after a 
trip in the interstitial space of the crystal, a free 


и 


ГГ" 


Fig. 32 


electron sooner or later meets a vacancy and 


ue it. If this vacancy is a positively charged 
nom d us then one conduction electron van- 
the Tames tk vacancy is a ruptured bond in 
electron and tI с А hwo. free Carriers, viz. the 
Equilibrium Cs е, vanish simultaneously. 

free carriers | FASES Thus, the content of 
by two o ps à semiconductor is determined 
processes е and simultaneously occurring 
Thermal ‘Gece ca and recombination. 
ié: they Dine in solids are always inertial, 
generation and quite slowly, hence thermal 

апа recombination have time to at- 
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tain equilibrium at practically any temperature. 
Consequently, a carrier concentration determined 
only by the thermal processes is called an equi- 
librium concentration, and the carriers them- 
selves are called equilibrium carriers. Since the 
generation and recombination of equilibrium 
carriers are always balanced (a new pair of 
charge carriers is immediately created as the 
result of thermal excitation in place of each re- 
combining pair), the generation and recombina- 
tion processes are ignored in thermal equilibrium. 

Nonequilibrium Carriers. Along with thermal 
excitation, some other factors create free carriers 
in semiconductors, for example, irradiation by 
light or bombardment by particles causing ioni- 
zalion. Free carriers may also appear through 
contact with another body. Free carriers ap- 
pearing in a semiconductor due to these factors 
are excess carriers with respect to the equilib- 
rium carriers and are called nonequilibrium 
carriers. 

The mechanism of generation of nonequilib- 
rium carriers differs in principle from that of 
equilibrium carriers. During thermal genera- 
tion, the heat supplied from outside increases 
the energy of the thermal vibrations of atoms 
in the crystal lattice. When this energy becomes 
high enough for the covalent bonds to rupture, 
the atoms are ionized and equilibrium car- 
riers thus appear. Consequently, the heat sup- 
plied creates free carriers through a mediator, 
viz. the crystal lattice of the semiconductor. For 
this reason, the concentration of equilibrium 
charge carriers is the same throughout the vol- 
ume of the semiconductor. 
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On the other hand, when nonequilibrium car- 
riers are generated, the energy of the external 
source of excitation (the energy of photons, 
the energy of bombarding electrons or other 
particles) is supplied directly to the valence 
electrons, while the energy of the crystal lattice 
remains practically unchanged. Therefore the 
nonequilibrium carriers are not in thermal equi- 
librium with the crystal when they are formed 
and their density distribution throughout the 
volume can be very nonuniform (usually, the 
concentration of nonequilibrium carriers de- 
creases away from the crystal surface or from the 
exposed region). 

As a result of the direct energy transfer to а 
charge carrier, the electron may acquire an 
energy which is higher than that required to 
overcome the forbidden gap. In this case, excess 
electrons are transferred to the higher energy 
levels of the conduction band (transition 3 in 
Fig. 31), the kinetic energy of such nonequilib- 
rium carriers being much higher than the 
mean energy 37/2 which corresponds to the 
energy of the thermal equilibrium electrons at 


e pottan of the conduction band. This excess 
>. energy dissipates over ti is СОР 
lisions between th E г lime during 


e nonequilibriu ns and 
Crystal lattice defects. "Duda тук. fast 
phe undergo about one thousand scatter- 
levels sim б result of which their kinetic energy 
бш d that of the thermal electrons. We 
librium саг hat the kinetic energy of the nonequl- 
energy of iu ae becomes comparable to the 
diately af Ne equilibrium carries almost imme- 

y alter their generation, and hence theit 
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mobility is the same as the mobility of the equi- 
librium carriers. Therefore, the change in conduc- 
tivity during the seneration of nonequilibrium 
carriers is only due to a change in the total 
carrier concentration. The instantaneous differ- 
ences in the energy and mobility of the nonequi- 
librium carriers that occur immediately after 
they are generated are insignificant. 

Electroneutrality Condition. If we denote by 
An and Ap the concentration of excess elec- 
trons and holes respectively, the total carrier 
concentration will be 


n = n, + An, 
p = Po + Ap, 


where n, and p, are the equilibrium concentra- 
tions of electrons and holes. If only intrinsic 
carriers are generated by the external action 
on the semiconductor (i.e. transitions from the 
valence band to the conduction band are excited), 
and the semiconductor itself contains no volume 
charge, the concentration of the nonequilibrium 
PAIRE must be equal to that of the excess 
holes: 


An = Ap. 


This is the electroneutrality condition. 

It was mentioned above that the mobility of 
the excess carriers is practically the same as 
the mobility of equilibrium carriers. Hence, we 
can write the following expression for the addi- 
tional conductivity Ac appearing in a semicon- 
ductor under the effect of an external source of 
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excitation: 

Ao = e (un: Ап + up: Ap), 

and for the total conductivity, 

о = е [un (ny + An) + up (p, + Ap). 


After the excitation source has been switched 
off, the semiconductor gradually returns to 
its equilibrium state. In this case, the free car- 
rier concentration in it again acquires the equi- 
librium value due to recombination. However, 
before the recombination occurs (i.e. before an 
hole), each carrier remains in 
а certain time. This time dura- 


е many factors and varies bo- 
tween 10? and 10-9 sec. In order to characterize 


e nonequilibrium holes. In 
time of an electron, for exam- 
mean time from the moment 
era € excess electron to the moment 
when it is trapped by a hole. 

Rate. The concept of the mean 
related to that of the recombi- 
е rate at which the excess car- 


tenis hs ters per unit time, An/ty (where 
at a given i =: arrier concentration 
rate is the iut 1). Clearly, the recombination 
Carrier con s D the greater the nonequilibrium 
dec centration. The recombination rate 

eee With ne. hesi the number of 


5 due to recombination. 
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Simple calculations show that the nonequilib- 
rium carrier concentration decreases exponen- 
tially with time: 


An = Апџе- tin, 


where An, is the initial excess carrier concen- 
tration at the instant ¢ = 0 (the moment the 


An 


Any 


Ano 
Е | 


0 т. 
Fig. 33 


excitation source is switched oll), e — 2.7 is the 
natural logarithmic base. 

It follows from this formula that the nonequi- 
librium carrier concentration has decreased e 
times in a time т, after switching off the source 
of excitation. Indeed at ¢ == Tn, the concentra- 
tion An becomes equal to An,/e. The An vs. t 
dependence is shown in Fig. 33. This curve can 
be used to determine the value of т, as a seg- 
ment intercepted on the time axis by the tangent 
to the curve at the point t = 0. 

The Concept of Trapping Cross Section. Recom- 
bination implies the trapping of an electron by 
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a hole. А hole's ability of trapping an electron 
is characterized by the so-called trapping cross 
section. Let us draw through the hole a plane 
perpendicular to the direction of the motion of 
the electron approaching the hole. If the electron 
crosses this plane far from the hole, it will not be 
trapped but will only change the direction of its 
motion to a certain extent. If, however, the 
electron crosses this plane close to the hole, i.e. 
within a circle of a sufficiently small radius, it 
is trapped by the hole. The area of this circle 
is called the effective trapping cross section, ог 
simply the trapping cross section. The trapping 
cross section strongly depends on the electron 
velocity relative to the hole and the origin of 
this hole. 2 
Types of Recombination. There are two types 
of charge carriers. In the first case, an electron 
directly moves from the conduction band to the 
valence band (transition 7 in Fig. 32). This is 
called interband (or band-to-band) recombina- 
P In the second case, the electron transition 
rom the conduction band to the valence band 
рм іп two Stages: first, the electron goes from 
jns potum band to a certain intermediate 
level (transition 2) created in the crystal by an 
impurity atom, and then it goes from this level 


uo vacancy in the valence band (transition 7^). 
> process is called the recombination through 
an impurity site. 


In both cases, the transition 

x Mm Bin the conduction band to the 
of беш а 15 accompanied by the liberation 
band width ip? y nately equal io the forbidden 
tom of the сс (as а rule, electrons at the bot- 
e conduction band and holes at the 
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top of the valence band take part in recombina- 
tion). 

The energy liberated during recombination 
can be either emitted in the form of a radiation 
quantum or transformed to the energy of the 
crystal lattice. Accordingly, we have either 
radiative or nonradiative recombination. 

Radiative Recombination. In this process, 
the energy of an electron combining with a hole 
is transformed into the energy hv of a photon. 
The act of recombination in this case is similar 
to the return of an excited atom to the ground 
state (the electron goes over from the excitation 
orbit to the ground-state orbit). According to 
the law of the conservation of energy, the energy 
of a photon emitted during the interband recom- 
bination is given by 


hy = W, — W, = We 


where W, is the electron energy before recombi- 
nation (at the bottom of the conduction band) 
and W,, the electron energy after recombination 
(at the top of the valence band). 

In the majority of cases, radiative recombina- 
tion is associated with direct band-to-band elec- 
tron transitions. However, these transitions can 
occur only in very pure semiconducting crystals 
with a narrow forbidden gap, e.g. indium anti- 
monide (InSb) crystals for which the forbidden 
band width W, is only 0.18 eV. The radiative 
recombination lifetime of an electron in these 
crystals is short (of the order of 1077 sec). Hence, 
Practically all the electrons recombine, emitt- 
Ing a photon. 

As the forbidden band width increases, the 
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probability of radiative recombination becomes 
lower. For example, in intrinsic germanium, for 
which W, — 0.72 eV at room temperature, the 
electron lifetime relative to radiative recombi- 
nation is 1 sec, while the lifetime relative to 
nonradiative recombination equals 10-2-10-* 
sec. This means that one recombination accom- 
panied by the emission of a photon occurs per 
several thousand nonradiative recombination 
transitions. 

Nonradiative Recombination. This form of 
recombination, which is typical of semiconduc- 
tors with a sufficiently wide forbidden gap, in- 
volves, as a rule, impurity sites. The energy 
liberated during the transition of an electron 
from the conduction band to the valence band 
18 rather high and cannot be transferred to the 
crystal lattice at once. The probability of this 
act is as low as tho p | 
collision of ten particles at one point. On the 
other hand, in tho c. 
impurity levels, 
ferred to the cryst 
case, the closer th 


these stages can | di 
| S can be passed in 
the reverse order. Their sem И 


by the probabilities of tr 


apping an elec and 
а hole by the impurity s n. о 


ite. If the energy level 
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of the impurity site lies closer 10 the bottom of 
the conduction band, the probability of trapp- 
ing an electron will be higher than the probability 
of trapping a hole, because the lower energy 
will be liberated during the electron trapping 
(in general, the lower the liberated energy, the 
higher the probability of the process). In this 
case, after having been trapped by the impurity 
sile, an electron has to "wait" for a hole for 
some time. As a matter of fact, although there 
are many holes, the electron cannot recombine 
with any of them. The recombination is possible 
only when the electron can give the liberated 
energy 10 the crystal lattice. 

Trapping Sites and Trapping Centres. lU may 
happen that the recombination of excess carriers 
has already been completed but the electron 
at the impurily centre is still awailing the re- 
quired hole. Such a situation usually occurs when 
the level of the impurity centre is rather far 
from the middle of the forbidden gap (transition 
J in Fig. 32). In this case, the impurity centre 
is called the electron trapping site. 

И the level of an impurity centre lies near the 
bottom of the conduction band, so that the 
energy difference W — Wim becomes compara- 
ble with the energy of thermal lattice vibrations, 
ап electron trapped by such a site may again be 
thrown back to the conduction band (case 4 in 
Fig. 32). This process may be repeated many times 
before the electron "drops" down to the valence 
band. Such impurity centres are called trapping 
centres. The presence of these centres may consid- 
erably increase the mean lifetime of nonequilib- 
rium carriers. 
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In high-frequency semiconductor devices it is 
required that excess carriers rapidly vanish al- 
ter the excitation signal has been switched oll. 
For this reason, gold, nickel, copper, and some 
other impurities are used to increase the recom- 
bination rate in devices based on germanium or 
silicon single crystals. These impurities form 
recombination levels near the middle of the 
forbidden gap. 

Surface Recombination. Free charges may 
disappear not only as a result of recombination 
in the bulk but also due to surface recombination 
which proceeds in many cases much more rapidly 
than recombination in the bulk. This can be 
explained by the fact that there are always many 
adsorbed impurity aloms and various defects 
on the surface of a semiconductor, which are 
effective recombination centres. Surface recom- 
bination plays an especially important role 
in thin samples where the volume is small and 
the surface is relatively large. 

. Since recombination on the surface is more 
intense than that in the bulk, the number о! free 
Carriers near the surface is less than in the bulk 
e a semiconductor, This difference in concen- 
x4 Md a flux of free carriers from inside 
Mientras ace The greater the diflerence in the 
emer ii un (i.e. the more intense the surface 
mi tion), the higher the velocity of car- 

$ moving to the surface, In order to sup- 


те: $ Ne 
» inca: recombination, semiconductor sam- 
ples are s 


pecially treated (chemical hing 
t ; emical etching, 
aec washing, etc.) to remove recombina- 

entres from the surface. An appropriate 


So 
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treatment of the surface can decrease the rate 
of surface recombination by two orders of mag- 
nitude. 


Sec. 13. Diffusion Phenomena 
in Semiconductors 


Regardless of the way the nonequilibrium car- 
riers were created (the introduction of excess 
carriers through the interface with a metal or 
their generation by irradiation or bombardment 
by fast particles), the distribution of these car- 
riers over the semiconductor is always nonuni- 
form. It is quite clear that the concentration 
of nonequilibrium carriers near the semiconduc- 
tor surface where they are created is much higher 
than in the bulk. The difference in concentra- 
tions leads to a diffusion of the nonequilibrium 
carriers from the region with the higher concen- 
tration to the region with the lower concentra- 
tion. 

Diffusion Current. The diffusion flux of non- 
equilibrium charge carriers creates an electric 
current called the diffusion current. The diffu- 
sion current can be either electron or hole in 
nature. Let us consider some of the features and 
regularities of the diffusion of the nonequilibrium 
electrons. Е 

Suppose the electron concentration in a semi- 
conductor decreases, as shown by the curve in 
Fig. 34, as we move from the outer surface (cor- 
responding to z — 0) to the bulk. Now let us 
cut the semiconductor by an imaginary plane 
that passes through the point = = To and is 
Perpendicular to the z-axis, and isolate two 
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adjacent layers of thickness Az. As a result of 
random thermal motion, all the electrons con- 
tained in layer / at an initial moment leave it after 
some time. Since the electrons can move left or 
right with equal probability, we can assume 
that half of electrons from layer 7 will cross 
the plane z = ху. At the same time, half the 


n 


0 


X97 Ax ху хо+Ах x 
Fig. 34 
regia: г. layer 2 (which has the same thick- 
Е `) will cross thi А ite 
direction. s this plane in the opposi 


tion n, ir us the average electron concentra- 
ton un = er Т is higher than the average elec- 
electrons Tation пә in layer 2, the number of 
layers x crossing the boundary between the 
numbe AT left to right will be larger than the 
dedi b eur crossing it in the opposite 
mel п. The difference between these fluxes is 
qua" to the resultant diffusion flux which deter- 


"ha Ше appearance of the diffusion current. 

mined oy of the diffusion flux is deter- 

lións due ifference in the electron concentra- 
1e layers in contact, In turn, the diffe- 
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rence between x; and № is determined by the 
change in the electron concentration per unit 
length in the direction perpendicular to the 
boundary between the layers (An/Az). The den- 
sity i, of the electron. diffusion current сап be 
expressed by the formula 


Ап 


іл = еъ AU 


where D, is the electron diffusion coefficient. 

For p-type semiconductors, the density of 
current due to the motion of holes is expressed 
by a similar formula: 


, 


; ) 
= —eD, Ab. 
where Dp is the hole diffusion coefficient. 

The Einstein Relation. The diffusion coef- 
ficient D depends on the nature and structure of 
a material. It is proportional to the carrier 
mobility и and the absolute temperature 7 of 
the crystal: 

Dao. 
e 
This is the Einstein relation. 

Since the mobility of electrons is greater than 
the mobility of holes, the diffusion coefficient 
for electrons is always higher than that for 
holes. For example, in germanium at room 
temperature, the electron diffusion coefficient 
is twice the hole diffusion coefficient, and in 
Silicon, it is three times greater. р 

Holes Pursue Electrons. It is interesting to 
noie that in a homogeneous semiconductor the 
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diffusion of one type of carriers does not practi- 
cally lead to a violation of the electroneutrality 
condition: И we measure the excess carrier Con- 
centration at any point, it always turns out 
that An = Ap. This is because the diffusion 
of one type of carriers is always accompanied 
by a simultaneous transfer of carriers of the 
opposite sign. Let us consider a specific example. 
Suppose that some electrons leave a certain 
volume of a semiconductor. Naturally, this 
immediately violates the electroneutrality: Ap 
becomes larger than An, and a volume charge 
€ (Ap — An) appears in the region. This charge 
creates an electric field directed to the region 
where the electrons went. The intensity of this 
field can be very high; in ordinary semiconduc- 
tors it attains the values 105 V/cm or higher. 
Such a strong field causes an intense flux of holes 
to leave the volume and thus restore the upset 
balance. Thus, the volume charge soon disap- 
pears. Moreover, the holes catching up with 
ihe electrons prevent electroneutrality from be- 
ing disturbed in new regions. Of course, any 
abruptly violated electroneutrality cannot be 
restored immediately, requiring a certain time 
To, called the dielectric relaxation time, to occur. 
However, this period is so small (in normal 
eme. To œ 10-1? sec) that a diffusion flux 
of one type carriers is actually accompanied by 
à parallel transfer of carriers of the opposite 
FER owing to which the electroneutrality con- 
d remains valid for any volume of a uni- 
m semiconductor. 

A reed and Recombination. The diffusion 
recombination of nonequilibrium carriers are 
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closely related. We shall illustrate this by con- 
sidering the propagation of nonequilibrium holes 
in an electronic semiconductor. Suppose that 
there is a source of holes on one surfaces of an 
п-Гуре semiconductor that creates on this face 
(where ж = 0) a certain excess concentration 
Ap, of nonequilibrium holes. Since the concen- 
tration of holes in the bulk of the semiconductor 
is lower than at the surface, holes diffuse into 
the semiconductor, i.e. the diffusion current 
appears. If there were no carrier recombination 
in the bulk of the semiconductor, the excess holes 
would reach in a certain time the opposite face 
of the sample, and the constant concentration 
Ap, of excess carriers would be established 
throughout the semiconductor. However, this 
is not observed in reality because after diffusing 
from the surface, the nonequilibrium holes recom- 
bine with electrons which move to the surface 
layer from inside, and their concentration de- 
creases in the direction from the surface to the bulk 
of the sample. 

The decrease in the excess hole concentration 
away from the semiconductor surface on which 
they were created is expressed by the exponen- 
tial law (Fig. 35): 


Ap= Apye-*E,,. 


The parameter L (Lp in the case of holes) is 
called the diffusion length for carriers. The value of 
p is equal to the distance over which the excess 
hole concentration decreases е times. 
. The relation between the diffusion and recom- 
bination processes is described by the following 


7+ 


100 Ch. 3. Nonequilibrium Processes 


expression: 
Ly- V Ds, 


where т (тр for holes) is the mean lifetime ol 
nonequilibrium carriers (recall that the mean 


Ap 


Apo 


Fig. 35 


Шеш at nonequilibrium carriers is the mean 
tion) the aa their generation and recombina- 
tanta velis aue length L is the average dis- 
ing their lifeti y nonequilibrium carriers dur- 
their ge Sume, ie. the distance between 
generation and recombination sites. 


Sec. 14. Photoconduction 
and Absorption of Light 


Ph Те 

weet 1s one of nonequilibrium pro- 

in the apea In semiconductors. It consists 

of a semico pm of а change in the conductivity 

diation (i = uctor under the effect of some ra- 
inirared, visible, or ultraviolet). As а 
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rule, when a semiconductor is irradiated its 
conductivity c-neu increases owing to ап in- 
crease in the free carrier concentration n (the mo- 
bility и of the nonequilibrium carriers is practi- 
cally the same as the mobility of equilibrium 
carriers). 

Photoinduced Processes. There are three main 
causes of generation of excess mobile carriers 
under the action of light (Fig. 36): 

(1) the light quanta interacting with electrons 
in the donor impurity levels transfer them to the 


ГР? 
Fig. 36 


conduction band, thus increasing the concentra- 
lion of conduction electrons (case 1); b 

(2) the light quanta excite the electrons in the 
valence band and transfer them to the acceptor 
levels, thus creating free holes in the valence 
band and increasing the hole conductivity of 
the semiconductor (case 2); 

(3) the light quanta directly transfer the elec- 
trons from the valence band to the conduction 
band, thus creating simultaneously both mobile 
holes and free electrons (case 3). 
_In the first two cases every effective interac- 
tion between a quantum and an electron is ac 
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companied by the appearance of one тее carrier 
(either an electron or a hole), while in the third 
case each interaction results in the formation 
of two mobile charge carriers. 

Laws Governing Photoconductivity. Let us 
consider the variation of conductivity of a 
semiconductor under the action of light by using 
as an example the electron photoconduction 
created during the excitation of impurity levels. 
Ifwe assume that after the source of light is 
Switched on, g free electrons are generated every 


second in a unit volume of the semiconductor 


, 
a 


first the number of free conduction electrons 
= will increase very rapidly, but then the rate of 

115 Increase will gradually fall. This is explai- 
ed by the accelerating process of recombination 
the recombination rate is proportional to the 
umber of excess carriers; hence, the higher the 
oncentration of free electrons and the greater 
he number of vacancies formed in the donor 
vels, the more intense the recombination). 
n the long run, the generation of electrons and 
ieir recombination (to be more precise, their 
return to vacant donor levels) balance each other, 


and a stationary concentration Anst of excess 
photoelectrons will be established: 


с 


BB 


— == 
E o 


Ans = BT; 


where v, is the lifetime of photoelectrons. 


€ increase in the Concentration of electrons 


generated by the li ТЫ блр ie 
be me A he light is expressed by the follow 


Ап = Ап (1 —e7tlsn), 
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As iime passes, the concentration An asymp- 
totically tends to Ang, as is shown in Fig. 37b 
(Fig. 37a shows the change in the intensity J of 
light falling on the semiconductor surface). 


1| 


(b) 
Fig. 37 


When the light is switched off, the generation 
of electrons ceases, and as a result of recombina- 
tion, the concentration Ап drops exponentially 
10 zero: 


An = Ange- tn, 


‘The semiconductor thus returns to the initial 
‘state characterized by the equilibrium electron 
‘concentration n,. The rate of the increase (as 
well as the rate of the decrease) in the photoelec- 
iron concentration is completely determined by 
the value of z, which depends on the properties 
of a specific sample. 

Since only the concentration of photoelectrons 
Changes upon irradiation, while tbeir mobility 
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remains the same, the photoconductivity of 
a semiconductor can be expressed as follows: 


Ao = eu, An. 


The variation of photoconductivity with time 
is almost completely identical to the time de- 
pendence of the photoelectron concentration 
shown in Fig. 37. The value of the stationary 
photoconductivity is determined by the formula 


Ads, = eu, Ап, = ешт, 


which indicates that the magnitude of photo- 
conductivity is directly proportional to the 
lifetime of photoelectrons. 

Quantum Efficiency. The intensity of light 
exciting a semiconductor is usually expressed 
by the number of photons impinging on the 
шаш. Some of the photons are reflected by 
the semiconductor's Surface, some may pass 
through the sample, but the remaining photons 
шо absorbed in the bulk. The ratio of the num- 
r Ip photoelectrons g released upon absorption 
3 £ht to the total number № of absorbed 
photons is called the quantum efficiency: 


"=. 


doy и б photon absorption were accom- 
iium кы ration of a free electron, the 
aeren - на would be equal to unity- 
are very D е5 photoinduced processes, there 
tion which d other processes of photon absorp- 
So the Б. not generate photoelectrons and 
Unity; Som ass efficiency is usually less than 
etimes. the quantum efficiency may 
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exceed unity. This is possible if the energy of 
а single photon is sufficient for creating two or 
more photoelectrons (irradiation of a semicon- 
ductor by ultraviolet light or X-rays). The situa- 


Fig. 38 


tion when тү > 1 can be realized in an intrinsic 
semiconductor in the following way. 

If the energy of an absorbed photon is more 
than double forbidden band width, the electron 
receiving this energy and iransferred to the 
conduction band will have a high kinetic energy 
whose value is determined by the energy differ- 
ence between the level to which the electron has 
come and the bottom of the conduction band 
(Fig. 38). During its trip through the crystal’s 


106 Ch. 3. Nonequilibrium Processes 


interstitial space, the electron may give off some 
of the acquired energy to the crystal lattice 
by being scattered by various inhomogeneities 
and impurities (region AB). But if it encounters 
a semiconductor atom (point B on the diagram), 
it may donate all (or a part) of its excess energy 
to this atom by detaching an electron from it 
and thus creating another pair of free charge 
carriers. Hence, a single photon has created 
four free carriers (two electrons and two holes) 
as a result of two successive acts of ionization. 
A photon with still greater energy can create 
even more pairs of charge carriers. 

Similarly, nonequilibrium conductivity can be 
created by bombarding the semiconductor with 
fast charged particles, e.g. electrons. The pri- 
mary electrons generate fast secondary electrons 
in the bulk of the semiconductor, and these in 
turn create new pairs of carriers by ionizing the 
atoms of the crystal lattice. This process of free 
carrier multiplication continues till the energy 
of the conduction electrons created upon ioni- 
zation is sufficient to transfer an electron from 
me valence band to the conduction band. 
it ur quantum efficiency can also exceed unity 
is лу photon (quantum of light) that 

S at least double the energy of the forbidden 
band width (hv, > 2W,) does not lose all its 
Eus upon ionization when it enters a semi- 
perdu but only loses that amount required 
to the ашы n [ош the valence band 

ion band (Fig. 39). As a result, 


а new photon а Р : 
still higher thee ee am energy hv, that 15 


han the forbidden band width- 
Such a photon can create one more pair of car- 
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riers Бу colliding with an atom of the semicon- 
ductor. 

Photocurrent Spectral Distribution Curve. When 
the semiconductor sample is connected to an 


Fig. 39 


electric circuit and illuminated, then in addition 
to the dark current (i.e. the current flowing in 
the sample without illumination), the photo- 
current Z,, appears in it. The photocurrent 
intensity depends on the wavelength of light il- 
luminating the sample. At certain values of the 
wavelength A the photocurrent has maxima, while 
in some wavelength regions it is equal to zero. 
The dependence of the photocurrent intensity on 
the wavelength А of excitation light is called 
the spectral distribution curve for photocurrent 
(Fig. 40a). : 
Intrinsic Photoconductivity. The spectral dis- 
tribution curve shown in Fig. 40a corresponds 
lo an impurity semiconductor. Two photocur- 
rent maxima are clearly seen on it and corre- 
Spond to intrinsic (region 7) and impurity (region 
charge carriers appearing in the semiconductor 
under the action of light. If a semiconductor con- 
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tains no impurity atoms (an intrinsic semicon- 
ductor) only maximum 1 will be observed on 
the photocurrent spectral distribution curve. 
In this case, the absence of photoconductivity at 
AI is explained by the fact that in the 


Ton d 1 


(b) 


Athe A. 


Fig. 40 


long-wave ran | 
n ge, the photon energy is insul- 
MAN Mang. electrons from the valence 

о the conduction band. This will be ob- 


large nu i 

mb insi i 
a er of intrinsic electrons, and à pair 
in e i i 
ion лген between a photon and 2? 
^ photocurrent increases very rapidly- 
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The wavelength Аг at which photoconduc- 
tivity appears can be determined from the for- 
mula 


уг = W, 


which delines the position of the photoelectric 
threshold”. 

As the wavelength decreases to À < Маг» the 
photoconductivity of the semiconductor de- 
creases, This can be explained as follows. 

When hvz» Wg, the light is absorbed so in- 
lensely that practically all the incident light is 
absorbed in a very thin surface layer of the semi- 
conduetor. Since the volume oi this layer is 
small, the concentration of free carriers (both 
electrons and holes) in it becomes very high, 
which causes a sharp increase in the recombina- 
tion rale and a decrease in their lifetime. The 
Increase in the recombination rate is also fa- 
Cilitated by the presence of the large number of 
various impurities and defects in the surface 
layer, which sharply decrease the mobility of 
carriers, Thus, intense recombination and strong 
carrier scattering by the surface defects in the 
long run nullify the contribution of photoconduc- 
tivity to the total conductivity of the sample. 
The better the surface finishing of the sample, 
the shorter the waves to which a semiconductor 
Sample is photosensitive. 
ж — 

* Here we deal with the internal photoelectric (photo- 

Conductive) effect, when electrons under the action of lig | 

go only to the conduction band, in contrast to the externa 

Photoelectric (photoemissive) effect, when the арзрериор 

ш à photon is accompanied by the ejection of an electro 
ош the semiconductor. 
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Impurity Photoconductivity. оа о 
Fig. 40a corresponds to the peak of xs Ко 
toconductivily and is observed in n-type pecca 
ductors at photon energy sufficient for Map i 
electrons from the donor level. In a p-type emu 
conductor this maximum ‚ corresponds. lo ‘at 
photon energy sufficient for the па oc 
holes (alter receiving this energy, the electro А 
move from the valence band to the ро 
levels leaving holes in the valence band). he 
is interesting to note that on both sides of Ир 
maximum, the impurity photoconductivity i$ 
zero. While the absence of photoconductivity 
in the long-wave region indicates that the energy 
of incident quanta is too low to ionize the ШШЕ 
rity centres, the absence of photocurrent in th 
region of shorter waves means that the interac 
tion between photons and impurity atoms is 
resonant in nature: the interaction does not 
occur when the energy of excitation quanta con 
siderably differs from the energy of activation 0 
impurity centres. 

Absorption Spectrum. F 
spectral distribution curve 
by a semiconductor (the ab: 
is plotted along the ordin 
tion spectrum is similar to 
spectrum in many respec 
time it has its peculiaritie. 
intrinsic absorption band 
the band of in 


igure 40b shows the 
for light absorption 
sorption coefficient 
ate axis). The absorp- 
the photoconductivity 
ts, but at the same 
S. For example, in the 
(region 7’) which, like 
trinsic photoconduetivity, is due 
lo band-to-band electron transitions and is 
bounded by the Photoelectric threshold Anr! 
the abso 


rption coefficient increases and not 
decreases with decreasino wavelength. This 15 
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because the reasons behind the drop in photo- 
conductivity in the shorter wave range are not 
important lor light absorption. Therefore, ап 
increase in the energy of excitation photons is 
accompanied by the transfer of electrons from 
deeper and deeper energy levels of the valence 
band to the conduction band. 

The impurity absorption band (region with 

à maximum 2') is practically identical to the 
impurity photoconductivity band (region 2) 
and is due to absorption of photons generating 
free impurity carriers during the ionization 
of the donor or acceptor centres. 
, Along with the photoinduced processes of 
light absorption accompanied by the generation 
of excess free charge carriers, the absorption 
Spectrum may contain regions in which the 
absorption of light quanta is not associated with 
à generation of photocarriers. Region 4 corre- 
Sponds to the eaciton absorption and is the most 
interesting from the physical point of view. 

Exciton Absorption. The concept of excitons 
Was introduced in 1931 by the Soviet physicist 
Ya. I. Frenkel to explain why the light absorp- 
tion clearly connected with the excitation о 
electrons is not accompanied by à change in 
Photoconductivity. Frenkel's ideas were later 
brilliantly confirmed experimentally. № turned 
Out that intrinsic atoms of а semiconductor 
can absorb energy not only when hy > We 
ut also when hy < Wg. Since in the latter case 


the ener being absorbed is 
В nergy of the quantum Е ation of the 


insufficient for the complete ioniz 
atom and for the transition of one of the re 
electrons to the conduction band, the atom 8 
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into an excited state with one of the valence elec- 
trons in the excitation shell. This excited state 
of the atom was called exciton. Since all the 
atoms in the crystal lattice of a semiconductor 
are equivalent, the excited state can be trans- 
ferred from atom to atom. In thiscase, the excited 
atom can return to its ground, unexcited state 
with the liberated excitation energy being trans- 
ferred to a neighbouring atom in which an elec- 
tron goes to the corresponding excitation. This 
process can be treated as the motion of an ex- 
citon through the crystal. 

An exciton can also be represented as an elec- 
tron-hole pair, bound by the Coulomb attrac- 
tion. Clearly, the motion of such a coupled 
pair reflects only the propagation of the excited 
state through the crystal and does not lead to a 
directional transfer of a charge. For this reason, 
the exciton absorption, having its own band in 
the absorption spectrum (maximum 3 in Fig. 405), 
does not affect the photoconductivity (there is 
no corresponding maximum on the photoconduc- 
tivity spectral distribution curve in Fig. 40a). 
| Generally, exciton absorption may indirectly 
influence the photoconductivity of a crystal. As 
it moves through the crystal, the exciton may be 
ruptured either by thermal lattice vibrations 
or by an additional quantum of light with an 
energy lower than W (in the absence of exciton 
Е this quantum simply could not be 
Meg pe oh an intrinsic semiconductor). As à 
АЕ ее at the exciton, two charge 
their contribatia v dus wiped be i 
ӨШ dio upel n to conductivity. An exciton 

an impurity atom and impart 
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energy to it by detaching an electron and creat- 
ing an additional charge carrier. On the other 
hand, the energy of exciton recombination may 
also cause the transition of an electron from the 
valence band to the acceptor level. In this case, 
a free hole appears that is capable of carrying a 
charge. An exciton may perish when it meets 
Some inactive impurity centre or a lattice defect. 
The energy of exciton recombination is then 
transferred to thermal lattice vibrations. 


Sec. 15. Luminescence 


This name applies to all kinds of “cold” glow. 
There are about a dozen different types of lumi- 
nescence. Although they also include thermolumi- 
nescence, which is a glow of some solids (for 
example, marble or diamond) when heated slight- 
ly, this heating is so insignificant that the 
phenomenon has nothing in common with the 
rise in body temperature required for visible 
thermal radiation. Я 

Some crystalline solid bodies begin to glow 
When rubbed, deformed or fractured. This phe- 
nomenon is called triboluminescence. Sometimes 
uminescence accompanies various chemical reac- 
tions in which case it is called chemiluminescence. 
nother type of luminescence—cathodolumines- 
cence—is observed when some materials are 
bombarded by electrons. Electric current pass- 
ing through rarefied gases causes a bright glow 
Whose colour depends on the nature of the gas, 
?nd this is called electroluminescence. There a 
also roentgenoluminescence, radioluminescence, an d 
Others. But the most widespread is photolumines 
8~0 1486 
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cence, viz. the luminescence produced by the 
action of the radiant energy—light—on a 
material, 

Photoluminescence. This phenomenon was dis- 
covered about 500 years ago by the Italian shoe- 
maker called Vincencio Casciorola who spent his 
spare time doing alchemy. But only recently, 
after the quantum theory of light and the band 
theory were developed, could photoluminescence 
be explained sufficiently well. There are two 
types of photoluminescence: fluorescence and 
phosphorescence. 

The term fluorescence takes its origin from 
the mineral fluorite (feldspar). The phenomenon 
consists in that certain materials become sources 
of radiation under the action of incident light. 
This radiation can be observed simultaneously 
with the external irradiation and ceases as soon 
as irradiation is discontinued. Besides fluo- 
rite, this phenomenon can be observed in zinc 
blende, some glasses and solutions of many 
chemical compounds. 

Mrs iserescence, phosphorescence is char- 
ed Dy a certain duration of the lumines- 

E i og а material after the source of the radia- 
lon is switched off. The intrinsic glow of the 
phosphorescent substances gradually attenuates 
еш шь. Some materialsretain their phosphores- 
Pins E months, especially when heated. 
tars. Тугёчрө fe special impurities called activa- 
T ae à ive of the duration of the afterglow, 
action of i 1 exhibiting luminescence under the 
ti cokes ns ht are called luminophors. It should 
hat luminophors may glow under the 
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eflect of invisible radialion, especially ultra- 
violet. radiation. 

Photoluminescence is due to the absorption of 
the energy of the light and the transfer of atoms 
from the ground to an excited state. An atom 
can exist in an excited state for a very short 


МА“ 


Fig. 41 


time and must soon return to the ground state, 
liberating the energy it previously absorbed. 
‘lowever, although practically all bodies ab- 
Sorb light, only some exhibit luminescence. 
Fluorescence. The simplest diagram of a fluo- 
rescent luminophor is shown in Fig. 41. А pecu- 
liar feature of this diagram is the presence of 
the activator level Wa. This level appears when 
à crystal is doped with special impurities, viz. 
Activators, Activator impurities differ in their 
Properties from donor and acceptor impurities. 
© energy levels associated with activator im- 
Purities lie near the valence band, i.e. in the 
~amo place as the energy levels of acceptor impu- 
ity atoms, which trap electrons from the valence 
and, However, the activator atoms differ from 


“ceptor atoms in that they do not trap electrons. 
8+ 
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On the contrary, being in an unexcited state, 
they rather exhibit the properties of donor atoms 
and may give their electrons to the valence 
band. At any rate, the energy required for de- 
taching a valence electron from the activator 
atom is less than that for an intrinsic semicon- 

ductor atom (in Fig. 41, this property is il- 
lustrated in that the separation W, between the 
activator level and the conduction band is small- 
er than the forbidden gap W,). Thus, while creat- 
ing energy levels in the region typical of accep- 
tors, the activator impurity has some of the 
properties of a donor. Activator levels may also 
appear during the formation of crystals in na- 
tural conditions. For this reason some minerals 
exhibit photoluminescence. 

, When а fluorescent crystal is illuminated by 
light with the energy of photons hv, > Wa, the 
photons are absorbed by the activator atoms 
which become ionized. Electrons going from 
the W, level to the conduction band (transition 
1 in Fig. 41) become free conduction electrons 
(photoluminescence is always accompanied by 
photoconductivity). While travelling in the in- 
terstitial space, an electron may meet already 
M activator atom and recombine with it. 
hos B nod returns from the conduction 
with the аа К t (transition 2), i ie d 
END тву hv, is emitted, which is perceive 
rat Ше, During its voyage through the 
of its itial space, the electron may spend a part 
ind energy by being scattered by the lattice 
vario performing thermal vibrations or 
arious defects. Therefore, the energy of the pho- 
ton emitted i 4 ub. 

H in fluorescence cannot exceed the 
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energy of the absorbed photon. Hence, 
Nas Уң, OF А. > №. 


These relations express the rule establi 
1686, X ablishe 
Fx re иене by the English physicist à 
light | А ccording to this rule, the wavelength of 
m Do by a fluorescent material cannot 
we ss than the wavelength of the source of ex- 
т alion. In other words, if a body capable of fluo- 
шге is illuminated, say, by blue light, it 
w ill emit green, yellow, or red light. 
MET time the electron spends in the conduction 
ое і.е. the time between electron excitation 
In recombination, turns out to be very short. 
aoe tl semiconductors containing no impurity 
pe 5 besides activators this time may only 
| unt to 10-9 sec. Hence, fluorescence is only 
served when the crystal is excited by the 
pnay radiation and ceases almost immediately 
after the radiation source is switched off. 
Mi iic d dr In order to obtain more or 
bed orien glow of a luminophor after the 
sis хане has been discontinued, a semiconduc- 
Leu alae must be doped, in addition to ac- 
beue d with impurity sites that can irap elec- 
tios j^ lie energy levels created by such impuri- 
(W, ie near the bottom of the conduction band 
T in Fig. 42), and in their physical properties 
a sites are similar to trapping centres and 
Tee sites (see Sec. 12). 
he he initial stage of luminop! 
m бп of photoconductiv 
us materials are the same 
orescence. Ву absorbing 


hor excitation and 
ity in phosphores- 
as in the case of 
photons with an 
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: ТИГ d 
у hw,, the activator atoms are ionized an 

Bog e valence electrons to the conduction 
band. When a liberated electron meets an ion- 
ized activator atom, it may recombine, emitting 
a photon of energy ћу,. This is the same а. 
nism of fluorescence. But electrons can also mee 

trapping impurity sites (transition 2 in Fig. 42). 


In this case, 


through the Crystal 
photoconduction. Moreover, they cannot recom- 
bine with the act 


electrons can no longer move 


and thus are excluded from 


ivator ions (a transition from 
the level Wim to the level W, is not allowed). 
The electron can return 10 the conduction band 
(transition 2) due to thermal lattice vibrations 
(if the energy of thermal motion of atoms in the 
crystal is comparable with the energy of activa- 
tion of the trapping site, i.e. if Wim œ kT). After 
this, the electron can again be trapped or it 
can recombine with ап ionized atom of the ac 
livator ( 


in the latter case, iL emits a photon 9 
E Hes 
energy hv, transition 


). 
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Thus, the fate of a trapped electron does not 
depend on the presence of the primary excita- 
tion radiation. Hence, both residual photocon- 
duction and the ability of a crystal to emit 
Secondary radiation (phosphorescence) can be 
retained for quite a long time after the source 
of excitation is switched ofi. The duration of 
the afterglow is determined by the depth of the 
level Wim and by the temperature 7 of the crys- 
tal. If the trapping level is near the bottom 
of the conduction band, and if the activation 
energy for the trapping site al a temperature T 
is comparable with’ the energy of thermal! lat- 
tice vibrations (Wim œ АГ), the afterglow will 
not last long. At a deeper trapping level (when 
Wim> kT), the duration of the afterglow may be 
Considerable, since in order to liberate an elec- 
tron from the trap in this case the energy of 
uctuations of thermal vibrations must be enough 
for transferring the electron to the conduction 
band, and this occurs not very often. 

uminescence can be stimulated by heating a 
Crystal (thermal luminescence). This is observed 
When the energy of the thermal vibrations be- 
Comes comparable with Wim. By gradual heating 
а sample, it is possible to determine the depth 
at which the trapping levels lie in the forbidden 

and of the sample. Luminescence bursts are 
observed at temperatures satisfying the condi- 
= kT. For example, fora crystal whose 
етшу level diagram is shown in Fig. ix. ps 
ing аНетоћоу maximum will appear upon br 
the 9 a temperature 7 for which kT = Wim: S 
tiq Second maximum, at 7” satisfying the conc 

n kT’ = Wi... Since the Wim level lies deeper 
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(Wim > Wim) and requires higher energy for its 
excitation, 7' — T. И the trapping level lies 
far from the bottom of the conduction band, the 
luminescent properties of the crystal can be 
retained for an indefinitely long time. Some 
crystals preserve their luminescence ability upon 
heating for millions of years (from the time 
they were formed until nowadays). 


Chapter 4 


Contact Phenomena 


Sec. 16. Work Function of Metals 


The concentration of free electrons in metals is 
very high (of the order of 10° cm-?) These 
electrons randomly move through a conductor 
and come continuously to its surface. If, however, 
the metal is not heated, electrons practically 
9 not leave the sample. This can be explained 
as follows, e 
Every free electron moving in the interstitial 
Space of a metal interacts with electrons surroun d- 
ing it, as well as with positively charged atomic 
Cores which form the crystal lattice. Owing to 
216 uniform distribution of charged particles 
In the bulk of the crystal, the resultant of all 
© forces acting on the electron is equal to zero. 
ut when the electron reaches the surface, and 
16 more so when it leaves the crystal, the uni- 
formity of the distribution of the charged par- 


ticles around it is violated, resulting in forces 
preventing the 


wo 
Can be distinguished: the double electric layer 
ormed 
Called 


* Zero. Позуеуег, the attraction to p 
Charged lattice sites prevents 
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electron from leaving the metal completely. 
For this reason, the metal is surrounded by the 
electron cloud (Fig. 43). The double electrical 
layer that is thus formed at the surface can be 
considered as a parallel-plate capacitor one of 
whose plates is formed by the positive surface 
due - 

E 


Fig. 43 


ions (their 
the departur 
being forme 


charge being uncompensated after 
e of electrons) and the other plate 
rmed by the electron cloud in the form 
of a thin layer. Obviously, the field intensity 
inside such a capacitor can be assumed constant. 


Tf we denote the separati 
on between these plates 
by a, the force F, acti pire 


qul ng on an el can be 
) expressed аз g ectron 
Pie 

se 

1 даа’ 


and the energy W, requi 4 
pass through ihe d quired for the electron to 


uble layer will be given by 


he ee Amage Force. Having passed through 
и b ayer, the electron is still subjected 
ik in шесе of the metal. Further movement 
тошт "d the electrical image force: 

a distance z from the surfa is 
acted upon by a force Which can be Acted аз tie 
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force of the interaction between the electron 
and a particle having a positive charge equal 
in magnitude to the electron's charge and lying 
within the metal at the distance х from the 


-8 


Fig. 44 


surface (Fig. 44). According to Coulomb's law, 
the electrical image force acting on the electron 
in a vacuum can be expressed by the formula 
= ei 
‚ end ET ° 
If we assume that the force F, continuously 
changes into the force №, as the electron leaves 
the double layer, we can represent the force 
acting on the electron as it moves away from 
the surface of the metal by the curve shown in 
Fig. 45. The energy required to overcome the 
image force is 


W, ==. 
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Total Work Function. Ап electron leaving a 
metal must overcome the potential barrier shown 
in Fig. 46. Part of this barrier (in the region from 
О to a) is created by the double layer forces, 
while the other part (in the region from a to оо) 
by the image forces. The total height W, of 


Fh 
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| 
| 
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Fig. 45 


the potential barrier is 


А equal to the work which 
must be performed by the electron on its way 


from the metal's surface to beco tel 
separated from the metal. The аа is 
called the total work function. The experimental 
values of the work function for different metals 
lie in the range from 3 to 20 eV. 

The shape of the potential barrier can be treat- 
ed аз a curve describing the variation of the 
potential energy of the electron as it moves away 
from the metal surface. Indeed, the electron 
inside а metal has a kinetic energy W (con- 
sider, for example the electron denoted’ by 1) 
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and can move in any direction without a change 
in energy. If, however, it crosses the interface 


Vacuum 


Fig. 46 


between the metal and a vacuum, its kinetic 
energy, in accordance with the law of the con- 
servalion of energy, will be transformed into 
potential energy. For example, if the electron 
is a distance z, away from the interface, part 
of its kinetic energy Wg will be transformed into 
potential energy Wp. Since the electron at the 
point z, still has a part of its kinetic energy Wf, 
it can move further away from the surface. 
However, at a distance zp its entire kinetic 
energy is transformed into potential energy 
(point D on the potential energy curve). At this 
point, the electron’s velocity is zero, and it 
returns to the metal. 

In order to be able to leave the metal com- 
pletely, an electron must have a kinetic energy 
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not lower than the height W, of the potential 
barrier. For example, the electron 2 in Fig. 46 
can do this. Moreover, since the inilial kinetic 
energy of this electron exceeds the total work 
function, even after leaving the metal it will 
retain some velocity corresponding to the re- 
maining excess kinelic energy: 


mv? 
W exc =s 9r» 


Usually, the energy level corresponding to а 
Stationary electron in vacuum far enough away 
from the metal surface not to be affected by it 
is taken as the zero energy level rather than 
the energy level of a stationary electron in the 
bulk of the metal. In Fig. 46, the reference level 
which is approached asymptotically by the elec- 
iron potential energy curve is denoted as ВВ. 
In this case, the bulk of metal is a potential well 
of depth W,. This choice of the zero level means 
that electrons inside the metal and below the 
BB level have negative energy. Then the total 
work function is defined as the work done by 
the electron initially lying on the bottom of 
the potential well in order to escape from it. 


Sec. 17. The Fermi Level in Metals 
and the Fermi-Dirae 


Distribution Function 


occupies a vacancy 
This is quite natu- 
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ral, since every system left alone, i.e. not under 
any external influence, tends to go to the state 
with Ше lowest energy. The distribution of 
electrons over energy levels obeys  Pauli's 
exclusion principle, which states that no two 
electrons can exist in completely identical states. 
For this reason, not more than two electrons 


having opposite spins can occupy each energy 
level, Be the lowes energy levels become де 
igher and higher energy levels аге populated. 
à metal sample under consideration contains | 
free electrons, then in the absence of ue 
excitation, i.e. at absolute zero (7 = 0), т NI? 
free electrons are arranged pairwise т t к 3 
lower levels (Fig. 47) The uppermost en d 
level of the potential well in the metal, ocouP 
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by electrons at 7 = 0, is called the Fermi level* 
and is denoted by u or Wy. The energy of an elec- 
tron occupying this level is called the Fermi 
energy. At T == 0, all the energy levels lying 
above the Fermi level are empty. 

Obviously, the work required for electrons 
in the Fermi level to leave the metal is given by 


А —W,-—. 


The quantity A equal to the energy difference 
between the level BB of extracted electron and 
the Fermi level is called the thermodynamic work 
function or simply the work function. 10 is this 
quantity that determines how different metals 
behave when in contact or when a metal-semi- 
conductor junction is formed. 

Fermi-Dirac Distribution Function. The dis- 
tribution of particles among various energy lev- 
els ог states under certain conditions is deter- 
mined by a distribution function. In the general 
case, the distribution function describes the 
probability that a certain level is occupied by 
particles. 1f we know for certain that a given level 
is populated by a particle, it is said that the 
probability of finding the particle in this level 
is equal to unity. If, onthe contrary, we сап slate 
for sure that there are no particles in the level, 
the probability of finding a particle in this state 
is zero. Hovewer, in many cases we cannot зау 
for certain whether the level is occupied or emp- 
ty. In this case, the probability that a particle 


a 

* This energy level was ici 

ей named after the Italian physicist 

p gmi who, together with the English physicist 

спее developed a theory describing the behaviour of 
ctions of particles similar to electrons in metals. 
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is in this level is greater than zero but less than 
unity. The higher the probability of finding a 
particle in the level we are considering, the closer 
the value of the distribution function for the 
corresponding state to uniLy. 

If we plot along the z-axis the values of energy 
corresponding to different levels (from the bot- 
tom to the Lop of the potential well) and probabil- 
ities of filling the corresponding levels by elec- 
trons along the y-axis, we shall obtain a graph 
for the Fermi-Dirac distribution function fr- р 


Jin 
T-0 


0 — e 
ИИ... Wy W 
(4) 


Fig. 48 


At T = 0, this graph has the form shown in 
Fig. 48, which is often called the Fermi step. 
It can be seen that at 7 = 0 all the levels, includ- 
ing the Fermi level, are occupied by electrons. 
At the point W = p, the distribution function 
drops abruptly to zero. This means that all the 
levels above the Fermi level are empty at this 
temperature. 

Effect of Temperature. At temperatures above 
absolute zero, the form of the Ír- 5 (W) depend- 
ence differs from. that shown in Fig. 48. An in- 
Crease in temperature leads to the thermal exci- 
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tation of electrons by thermal vibrations of 
crystal lattice. Due to thisexcitation, some elec- 
trons go from the upper-lying filled levels to 
empty levels above the Fermi level (Fig. 49). 
The probability of detecting electrons in these 
levels now becomes greater than zero. At the 


wW 
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Fig. 49 


same time, the probability that some of the ener- 
gy levels lying below the Fermi level are full be- 
comes less than unity due to this departure of 
electrons. Hence, an increase in temperature 
leads to “blurring” of the boundaries of the Fermi 
Step: instead of the abrupt change from 1 to 0, 
the distribution function varies smoothly. The 
dashed lines in Fig. 50 show the distribution func- 
lion of electrons among levels at 7 = 0, while 
solid lines correspond to the electron distributions 
at temperatures above absolute zero. The area 
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of curvilinear triangle under the distribution 
curve to the right of Wp (area 2) is proportional to 
the number of electrons that have passed into ex- 
citation levels, while the area of the triangle to 
the left of the value Wp above the distribution 
Curve (area 1) is proportional to the number of 
electrons leaving the previously filled levels, 


Fig. 50 


i.e. the number of vacancies below the Fermi lev- 
els, Clearly, the areas of these two triangles are 
equal, since they correspond to the same number 
of electrons but considered from different points 
of view. 

It should be noted that at normal temperatures 
the distribution curve for electrons in а metal 
1S not very blurred. This is because only those 
electrons lying in the energy levels adjacent to 
the Fermi level are thermally excited. The depth 
of the energy levels that are excited can be esti- 
mated qualitatively. It is known from molecular 
Physies that kinetic energy of particles due to 
lhermal motion is given by 
mp2 3 
Ta cese. АТ. 


ge 
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Consequently, the energy transferred to electrons 
from the lattice atoms thermally vibrating is 
equal in order of magnitude to kT. At room tem- 
perature, КТ ~ 0.025 eV, while the Fermi ener- 
gy for metals at this temperature ranges between 
3 and 10 eV. This means that not more than 1% 
of all the free electrons may participate in tran- 
sitions to higher energy levels in normal condi- 
tions. These are precisely the electrons whose 
energy is close to the Fermi level. As to the elec- 
irons populating the energy levels which lie 
in the bottom of the potential well and separated 
from the Fermi level by more than 7, they do 
not take part in thermal excitation. and so their 
distribution remains the same as it was at. abso- 
lute zero. 

Physical Meaning of the Fermi Level. When 
we considered the electrical conductivity of sol- 
ids (see Sec. 6), we concluded that this property 
is related to the possibility of transferring elec- 


т. О "dr energy levels, i.e. it is 
rmined by the ability of electr acquire 
acceleratio y clrons to acq 


Моп 1n an external electric field. In met- 
als at 7 > 0, this is possible only for electrons 
Corresponding to the region where the distribu- 
tion function is blurred because the electric 
fields attainable cannot pull out electrons from 
the bottom of the potential well and transfer them 
to unfilled energy levels whose energy is higher 
рих Wp. On the other hand, the deeper elec- 
is Cannot go into neighbouring higher-lying 
evels because all these levels are filled. Conse- 
NDA at T > 0, the physical meaning of the 
aes l energy is that it is the most probable, or 
average energy of electrons in metal which can 


18. The Fermi Level in Semiconductors 133 


take part in conduction at a given temperature. 
These electrons are not only responsible for cre- 
ating conductivity. They also determine the 
contribution from the electron heat capacity to 
the total heat capacity of the crystal and to a 
large extent determine the heat conduction of 
the crystal. 

The Fermi level in metals practically does not 
change its position with increasing temperature. 
As the temperature rises, the degree of excita- 
tion of electrons increases, and they go to higher 
levels. At the same time, deeper levels having 
lower energies become excited. At T, > Ту, the 
distribution curve (Fig. 50) is blurred stronger 
than it is at 7, and is blurred equally to the left 
and to the right. Hence, the average energy of 
electrons taking part in conduction is practically 
unchanged. It is the more so, since there is a 
constant electron exchange between the excited 


levels. 


Sec. 18. The Fermi Level 
in Semiconductors 


The subject of the Fermi level in semiconductors 
is somewhat more complicated than it is in the 
case of metals. First of all, this is because there 
are no electrons in the Fermi levels in semiconduc- 
tors. However, the physical meaning of the 
Wp (or p) level remains the same as in the case 
of metals: it is the level which determines the av- 
erage energy of electrons (or other charge carriers) 
taking part in conduction. For this reason, the 
u level is called the Fermi level in the case of 
semiconductors as well. 
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Let us consider the position of the Fermi level 
in semiconductors. 

Intrinsie Semiconductor. In the theory of 
semiconductors, just as in metals, the level cor- 
responding to the bottom of the conduction band 
is taken as the zero energy reference. 

Thermal excitation of an intrinsic semiconduc- 
lor is accompanied by transitions of electrons 
from the valence band to the conduction band. 
The electrons entering the conduction band do 
not stay there forever and they soon return to 
the valence band. At the same lime, new elec- 
trons from the valence band will replace them 
in the conduction band. This exchange results 
in electrons from the upper levels of the valence 
band taking part in conduction as well the elec- 
trons from the lower levels of the valence band. 
In the reference frame indicated above, the 
lower-level electrons have zero energy, while 
the energy of the higher-level electrons 
is equal to —W, (the minus sign indicates 
that positive values of energy are layed off 
upwards from the bottom of the conduction band). 
Thus, the average energy of electrons taking part 
in conduction is equal to —W ,/2. In other words, 
the Fermi level of intrinsic semiconductors 
lies in the middle of (he forbidden gap 
(Fig. Dla). 

Impurity Semiconductors. At temperatures close 
to absolute zero, thermal excitation in the elec- 
tronic semiconductor can only transfer alse 
irons occupying the donor impurity level Wa 
to the conduction band. On the other hand, elec- 
trons from the valence band cannot take part in 
conduction, since in this temperature range, the 
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energy of thermal lattice vibrations is insufficient 
for transferring these electrons into the conduc- 
tion band (W, > Wa). Considering that elec- 
irons which arrive to the conduction band are 
near its bottom and thus have energies close to 
zero, we can assume (as was the case with an in- 
trinsic semiconductor) that the average energy of 
electrons participating in conduction is equal 
to — W,/2. Thus, the p level in the donor semi- 
conductor at low temperatures lies in the forbid- 
den band at a distance W,4/2 from the bottom 
of the conduction band (Fig. 515). 

In order to create the hole conductivity in 
p-type semiconductors, electrons from the valen- 
ce band must be transferred to the acceptor lev- 
els lying at a distance W, from its top. Rea- 
Soning in the same way as we did above, we may 
Conclude that the i level in the hole semiconduc- 
tor at low temperatures lies between the top 
of the valence band and the W, level of the accep- 
tor impurity. Since we measure the energy from 
the bottom of the conduction band, we can write 


=— И’, + Wa 
H V4 а 


(вее Fig. 510). 

Efect of Temperature on the Position of the 
Fermi Level. The position of the Fermi leve! 
In an intrinsic semiconductor docs not depend on 
oo because the processes that determine 
ае Qu NOIRE of intrinsic semiconductors 
course Map regardless of the temperature. Of 
thermal E uM temperature and the energy of 
high xcitation increase, electrons will go to 
gher and higher levels of the conduction band. 
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quite far from its bottom. However, at the same 
time, thermal excitation will transfer electrons 
from the deepest levels of the valence band to 
the conduction band. Consequently, the average 
energy of the charge carriers participating in con- 
duction remains unchanged, and the Fermi lev- 
el in the intrinsic semiconductor retains ils 
position in the middle of the forbidden вар, 
regardless of the temperature. 

Quite а different situation takes place in im- 
purity semiconductors. As was shown in Sec. 
10, with increasing temperature the impurity 
conductivity is replaced by intrinsic conductivi- 
ty. This leads to a change in the position of the 
Fermi level. For the sake of definiteness, let us 
Consider a n-type semiconductor. р 
, In the low-temperature region, the conduction 
in electronic semiconductors is determined by 
transitions of electrons from the donor levels to 
the conduction band. That is why the Fermi lev- 
el lies between the impurity level and the bot- 
tom of the conduction band. As we showed above, 
an increase in the temperature leads to the de- 
pletion of the impurities, and at 7 > 7, the 
donor level is found to be practically empty. But 
at these temperatures the transitions from the 
donor level to the conduction band are replaced 
Hs an increasingly larger extent by transitions 
rom the valence band. In other words, intrinsic 
Conductivity becomes noticeable. At high temper- 
atures, when 7 > Тү, the conductivity of the 
Semiconductor is almost completely determined 

Y electron transitions from the valence band, 
and the average electron energy becomes equal 
fo — W,/2 (the p level in this case is in the mid- 
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dle of the forbidden band). Thus, we see that 
with increasing temperature the Fermi level in 
the electronic semiconductor changes its posi- 
tion бош — W,/2 to — W,/2 (Fig. 52). 
The position of the Fermi level in the hole 
semiconductor changes with increasing tempera- 
ture in a similar way. While at 7 = 0 it lies 


РР, 
ок —————————_ 
T. 
Fig. 52 


between the acceptor level W, and the top of 
the valence band, it goes to the middle of the 
forbidden band as the lemperature rises. 

The Fermi Level in Degenerate Semiconductors: 
Unlike common (moderately doped) semiconduc- 
lors whose Fermi level lies in the forbidden gap: 
degenerate semiconductors with high doping lev- 
els are characterized by u levels lying in one 
of the allowed bands: either in ihe valence 
band or in the conduction band. By using ай 
n-type degenerate semiconductor as an example, 
we will show how its Fermi level shifts from the 
forbidden to the Conduction band as the con- 
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M y of the doping impurity increases. 
high md impurity concentration. is not very 
а ше donor impurity level is narrow and 
pp Tu тае а band, the Fermi level 
rosin Na | orbidden gap at a distance — № 2/2 
58а). В »ottom of the conduction band (Fig. 

: But when the impurity concentration in- 
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Fig. 53 


creases so that the impurity level is blurred into 
the impurity band, the activation energy of elec- 
trons in the donor levels becomes lower because 
the top of the impurity band is closer to the con 
duction band than the impurity level, in ths 
initial state. Hence, the average energy ot the 
conduction electrons becomes lower, and conse- 
quently the Fermi level becomes closer to the 
bottom of the conduction band (Fig. 530). At 
à very high concentration of impurity atoms; 108 
donor band is blurred so much that it joins the 
conduction band (Fig. 53c). Electrons from the 
upper levels of the donor band may then freely 
move over empty levels of the conduction band, 
and the semiconductor acquires the properties ig 
à metal (there is no need for thermal excitation). 
After the bands are joined (at a high concentra- 
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tion of impurity) the Fermi level which at a 
low doping level was between the top of the im- 
purity band and the bottom of the conduction 
band, merges with the upper level of the impu- 
rity band. Thus, in a degenerate semiconductor 
the Fermi level plays the same role as it does in 
metals: it is the uppermost level occupied by elec- 
trons at 7 = 0. Since the lower level of the im- 
purity band plays the role of the bottom of the 
conduction band (level И” in Fig. 53c) after 
the bands have joined, the Fermi level in a degen- 
erate n-type semiconductor turns out to be in 
the conduction band. 

‚ А similar situation occurs when the concentra- 
tion of acceptor impurity in the hole semiconduc- 
ior increases. In this case, the acceptor level 
spreads into the impurity band and joins the 
top of the valence band. Now the Fermi level of 
the p-type degenerate semiconductor is found to 
lie within the valence band, and the higher the 
poping level, the deeper it lies in the valence 
band. 

The Fermi Level and Work Funetion in Semi- 
conductors. The position of the Fermi level 
determines not only the type of conduction but 
also properties of the doping material: tho lower 
the activation energy of the impurity sites, the 
closer the Fermi level is to the appropriate band. 
Moreover, the position of the Fermi level charac: 
terizes the concentration of impurity sites an 
the temperature of the semiconductor. 

e ш. 2 can say that the position of the Fer- 
win the electrical properties of а 


The position of the Fermi level is also related 
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to the work function. At first sight, this relation 
may seem strange. How can the level in which 
there are no electrons in the general case affect 
the magnitude of the work function? Neverthe- 
less a relation does exist and can be explained as 
follows. 

In order to leave a semiconductor, a free elec- 
tron at the bottom of the conduction band must 


1 
M 


(c) 


Fig. 54 


perform work equal to the energy difference be- 
tween the bottom and the top of the conduction 
band, i.e. the level corresponding to the energy 
of a free electron removed from the semiconduc- 
tor infinitely. This work А, is called the 
external work function (Fig. 54). However, there 
are no electrons in the conduction band of a 
nonexcited semiconductor. In order to generate 
them, energy must be spent to transfer electrons 
to the conduction band from the donor level or 
from the valence band. In other words, energy is 
required for generating conduction electrons. 
Since the average energy of conduction electrons 
is equal to the Fermi energy, i.e. the energy 
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difference between the Fermi level and the bot- 
tom of the conduction band, the work done for 
creating a conduction electron and withdrawing it 
from the bottom of the conduction band to be- 
yond the limits of the semiconductor turns out 
to be equal to the separation between the Fermi 
level and the top of the conduction baud. As 
in the case of metals, this work is called the 
thermodynamic work function, or simply the 
work function. | 
Figure 54 gives the values of the work function 
for an n-type (a), intrinsic (b) and p-type (c) 
Semiconductors, respectively. The value of the 
thermodynamic work function determines the 
behaviour of a semiconductor in all contact 
phenomena and in all processes associated with 
the emission of electrons from the crystals. 
The external work function Aex is determined 
by the nature of a crystal and does not depend on 
the type of impurity introduced. Therefore, the 
difference between the values of the work func- 
tion of similar semiconductors containing dis- 
similar impurities (for example, in the interface 
between silicon samples with electronic and hole 
conductivity) can be found from the distances 
between the Fermi levels and the bottom of the 
conduction band, without taking into account the 
Position of the top of the conduction band and 
the magnitude of the external work function Дех, 


Sec. 19. The Contact Potential Difference 


Let us consider 


two met 
and A 


а. n 
processes which take place gi 
als with different work functions 4 : 
» аге brought close enough so that electror 
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exchange between them becomes possible. This 
situation can be observed even in the absence of 
direct contact between metals, since there are 
always some electrons in metals which can es- 
cape from metal sample. It was shown above that 
at low temperatures, most of these electrons re- 
turn to the sample. However, if the metals are 
so close that the surface forces capture "foreign" 
electrons which are far from “their own" crystal, 
an intense electron exchange becomes possible 
between the bodies. 
For some time after the metals are placed in 
contact, this exchange will not be equivalent at 
all. At the same temperature, the electron flux 
from the metal with the smaller work function 
A, will be more intense than the opposite flux 
from the metal with the larger work function A 4. 
Hence, the surface of the first metal will, be 
charged negatively, and the surface of the 
second metal will be positively charged. The po- 
tential difference which thus appears will pre- 
vent further predominant flow of electrons. 
When the potential difference U, between the 
bodies attains the value at which |e |U. = 
— A, — A,, the number of electrons crossing 
the vacuum gap between the metals in both direc- 
lions become equal, and the metal-vacuum-met- 
al system under consideration will be in the state 
of dynamic equilibrium. The potential differen- 
се (7, between metals, corresponding to the estab- 
lishment of such an equilibrium, is called the 
contact potential difference. 

Let us consider the formation of the contact 
potential difference from the point of view of the 
band theory. 
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Figure 55 shows the Fermi levels and the work 
functions for the two metals uuder consideration. 
The predominant transition of electrons from 
metal Z to metal 2 is accompanied by a change in 
their potentials and the corresponding displace- 
ment of their energy levels (on an external scale). 


Fig. 55 


The energy levels of metal 7, which is being 
charged positively become lower, while the energy 
levels of metal 2, which is getting positively 
charged, become higher. The position of the 
energy levels will change until conditions of ele- 
Ctron transfer from one metal to the other become 
the same. For the electrons occupying the Fermi 
level, the equilibrium condition is expressed as 
follows: 

А, = А, + eU,, 


a eU. is the work which must be done by ап 
oe going trom metal Z to metal 2 in order 
© overcome the contact potential difference Uc 
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Figure 56 illustrates the state of equilibrium be- 
tween the metals. 

There is an energy difference between the Fer- 
mi levels of metal / and metal 2 before electrons 
start moving from one metal to theother (Fig. 55), 
but once the statistical equilibrium has set in, 


Fig. 56 


these levels equalize (on the external energy scale). 
In this respect, the establishment, of statis- 
tical equilibrium between the electrons of the 
two metals is similar to the equalization of the 
levels of liquid in two connected vessels. 

If we know the work functions A, and A, 
of the two metals, we can define the contact po- 
tential difference as follows: 


A,—A 
U= ат. 


This value ranges from tenths of a volt to SEE 
al volts, depending on the choice of the pair of 
metals, 
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The equalization of the Fermi levels when two 
bodies are in contact is a necessary condition 
for the statistical equilibrium of free charge car- 
riers not only for two metals but also lor the 
contact of any two materials (semiconductors or 
dielectrics). 

The electric field created by the contact poten- 
tial difference when metals are placed in contact 
is localized at their interface. In order to verify 
this, let us assess the number of electrons which 
pass from one metal to the other as the equilibri- 
um contact potential difference is established. 
Suppose that U, = 1 V Since the minimal distance 
d to which two crystals can be brought can- 
not be less than the interatomic distance in the 
crystal lattice, we shall take this distance equal 
to the lattice constant a > 0.3 nm. The sur- 
faces of two metals in contact can be treated as 
the plates of a parallel-plate capacitor. After the 
contact potential difference (7, has been estab- 
lished, the electric field intensity in the gap is 
given by the formula 
E, = De . 
On the other hand, the field intensity is related 
to the surface charge density c via the relation 
B=, 
where e, is the permittivity of a vacuum. Hence: 
т number n of electrons passing from опе m°- 
à. to the other through the unit interface are? 
can be found thus: 


х= а tls 


$ e ed 
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Substituting in numerical values, we find that 
nom 2 X 1018 cm-*, 


On the other hand, the number of free electrons 
per 1 cm? of the metal surface is of the order of 
magnitude of 1015 cem-?. Consequently, even when 
the gap is the minimum possible, only 2% of the 
free electrons on the surface create the contact 
potential difference when they go from one sur- 
face to the other. For this reason, the contact elec- 
tric field is localized in the contact gap and 
does not exist in the bulk of metals. 
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State of Equilibrium. For the sake of definite- 
ness, let us first consider the electronic semicon- 
ductor whose work function is less than that of 
the metal in contact with it. Suppose that initial- 
ly there is a vacuum gap between the semiconduc- 
tor and the metal, and the gap is sufficiently nar- 
tow for effective electron exchange between the 
crystals. After the semiconductor and the metal 
have been placed in contact, the processes on the 
interface are similar to those when two metals 
are in contact. The contact potential difference es- 
tablished upon equalization of the Fermi levels 
is of the order of several volts. The main difference 
between this case and a metal-to-metal contact 
is that the depletion of only the external layer 
of the semiconductor may happen to be insuffi- 
Cient, since in ordinary (nondegenerate) semicon- 
ductors the concentration of free carriers is much 
lower than that in metals. 


10% 
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Let us assess the number of electrons leaving 
the semiconductor when the separation between 
surfaces in contact is 1 jun and in the case of a 
close contact. 

By using the formula obtained in the previous 
section, we find that in order to create the con- 
tact potential difference of 1 V and d = 1 шп, 
about 5 X 107 electrons must leave each square 
centimetre of the contact surface of the semi- 
conductor to the metal. In a semiconductor with 
a moderate doping level, the density of free elec- 
trons at room temperature is usually about 
10° cm-?. On the other hand, the number of free 
electrons in the outer monoatomic layer is of 
the order of magnitude of (10!5):?cm^* = 

= 10'^ ст 7°, Hence, less than 1% of electrons 
contained in the monoatomic layer of the semi- 
conductor are needed to create the contact ро- 
tential difference in this case. Clearly, the contact 
electric field does not embrace either the meta 
or the semiconductor but is almost completely 
concentrated in the vacuum gap. 

Barrier Layer. A quite different situation occurs 
when there is close contact between a metal ant 
a semiconductor, the separation between them 
being of the order of the lattice constant ao (107 
germanium, a) e 0.5 nm). In this case, in 0109 
to create the contact potential difference of 1 Y: 
about 1018 electrons must pass through each squat? 
centimetre of interface. The arrival of this 
quantity of electrons to the metal will not affect 
its volume properties much because the tot? 
number of transition electrons amounts 10 only 
1% of the number of free electrons contained ш 
the шопоаіотіс layer of the metal. All these elec 
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trons are accommodated in the surface layer of the 
metal, close to the contact area. In the semicon- 
ductor, the pattern is different. Since there are 
only 10! free electrons in 1 em? of the monoatom- 
іс” layer of a moderately doped sem conductor, 


Metal 


Fig. 57 


the transition of 10!? electrons can only be pro- 
vided if all the [ree electrons in 1000 atomic layers 
of the contact region of the semiconductor will 
take part in the transition (Fig. 57a). The region 
where only fixed uncompensated positive donor 
ions are left is a typical dielectric. The thick- 
ness of this region for most commercially used 
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semiconductors ranges between 10-? and 10° 
cm and exceeds many times the mean free path of 
carriers. As this depleted region contains no free 
carriers and has much greater thickness in com- 
parison withi the mean free path, it has large re- 
sistance and is thus called the barrier layer. 
It is clear that in this case, the electric field 
is no longer localized in the vacuum gap in the 
interface, but also exists in the barrier layer, 
which has a thickness dọ. Moreover, since the 
width of the vacuum gap is many times less 
than the thickness of the barrier layer, we can 
assume that the electric field is only created in 
the depleted layer of the semiconductor. 
Bending of Bands. The penetration of the con- 
tact field into а semiconductor (and hence the 
difference potentials in different cross sections 
of the semiconductor) leads to tho displacement 
of energy levels and bands towards higher or 
lower energy values, these displacements being 
different for different cross sections (Fig. 57D). 
The behaviour of free carriers in the electric 
field existing in the contact layer of a semicon- 
ductor can be visualized qualitatively in the fol- 
lowing way. Imagine that electrons are heavy 
balls, and holes are bubbles of gas in a liquid. 
Ап electron would then slide down а bent energy 
level towards its lowest point, while a hole com- 
Ing to the surface will move along the level 
it is occupying towards its elevation. According 
to this model, for the contact, under considera- 
tion electrons in the conduction band near the 
interface must slide down to the bottom of the 
band, thus leaving the contact region depleted 
of majority carriers, On the other hand, holes 11 
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the valence band must rise towards the interface, 
thus enriching the contact region in minority 
carriers. Although the arrival of additional holes 
to the contact region increases the hole concentra- 
tion, it cannot noticeably compensate for the 
departure of the majority carriers, since the con- 
centration of the minority carriers is always much 
lower than that of the majority carriers. For this 
reason, the barrier region is characterized by a 
high resistance. ` 

Antibarrier Layers. A barrier layer can thus 
be formed in the case of contact between an n- 
type semiconductor and a metal, but only if the 
work function of the metal Apm is larger than the 
work function А, of the semiconductor (A,, > 
> AQ. If, however, Дь < As, the reverse 
situation is observed. In this case, after the 
crystals are placed in contact, the electron flux 
from the metal will prevail over the opposite 
flux from the semiconductor until the dynamic 
equilibrium sets in. The semiconductor will thus 
acquire a negative charge and the metal, a posi- 
tive charge. The direction of the electric field in 
the boundary region of the semiconductor and the 
corresponding changes in the semiconductor 
potential will be such that the energy levels and 
bands in the semiconductor are curved upwards 
away from the interface with metal. Therefore, 
electrons arriving from the bulk of the semicon- 
ductor “slide” to the interface, thus enriching 
this region with majority carriers (Fig. 58). 
The increase in the majority carrier concentra- 
tion in the contact layer decreases its resistance. 
For this reason, such a layer is called an antibar- 
rier layer, 
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Similar processes occur when a metal and а 
p-type semiconductor are placed in contact. 
The only difference is that the barrier layer in 


B, 
By 
A, 
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c 
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Fig. 58 


this case appears when the work function of the 
metal is less than that of the semiconductor 
(Am < A,). On the other hand, И Am > As 
ап antibarrier layer is formed. 


Sec. 21. Rectifier Properties 

of the Metal-Semiconductor Junction 

The most interesting types of contacts considered 
above are those associated with the formation 
of barrier layers, since such contacts have pies 
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nounced unipolar conductivity. If a closed circuit 
contains a junction with a barrier layer, the 
current intensity at one polarity (the forward 
direction) is high, while in the case of opposite 
polarity of the battery, the current intensity is 
many times lower (cut-off direction). Let us 
consider this phenomenon by using as an example 
the contact between ап n-type semiconductor 
and a metal, with which we are familiar. The 
energy band diagram of such a junction in equi- 
librium is shown in Fig. 59a. 

First of all, it should be noted that unlike 
the diagram in Fig. 57, this diagram does not 
show the energy levels corresponding to the 
energy of electrons in a vacuum (levels Bm 
and В. are absent). Such a simplification can be 
made when considering contact phenomena be- 
cause we are not interested in tlie emission of elec- 
trons into a vacuum, and hence there is no need 
to indicate on the diagram the magnitudes of the 
thermodynamic work functions Am and Ag for 
tlie metal and semiconductor. On the other hand, 
the difference in the work functions of the bodies 
in contact, which determines the conditions under 
which equilibrium sets in and which character- 
izes properties of the interface, is shown on the 
diagram as the height of the potential barrier 
Po = Ay — As. | 

The potential barrier appearing on the inter- 
face regulates the electron flux from semiconduc- 
lor to metal. When a junction is formed, the 
number of electrons arriving per second to the 
metal from the semiconductor greatly exceeds the 
opposite flux, viz. the number of electrons per 
second from tlie metal to the semiconductor. This 
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is because the work function of the semiconductor 
under consideration is less than the work function 
of the metal. But as the potential dillerence, and 
hence the intensity of the electric field, prevent- 
ing the electrons from going from the semicon- 
ductor to the metal, increases, these opposing 
fluxes equalize. In this case, there is no current 
through the junction. 

As a result of applying an external potential 
difference, the equilibrium is disturbed and an 
electric current through the interface appears. 
The current intensity depends on the polarity 
of the power supply and the magnitude of the 
potential difference applied. 

External Potential Difference Applied in the 
Forward Direction. Let us first consider the 
case when the external potential difference ap- 
plied to the metal-to-semiconductor contact is 
opposite to the contact potential difference. This 
means that the semiconductor receives a nega- 
tive potential with respect to the metal. As a re- 
sult, all the energy levels of the semiconductor, 
including the Fermi level, are raised by eU 
(where U is the applied potential difference). 
Such a displacement of levels (Fig. 59b) leads 
{о the lowering of the potential barrier which 
must be surmounted by electrons going from the 
semiconductor to the metal. Now, this barrier 
has a height 
P = P — eU. 

The lowering of the potential barrier Ф results 
in a sharp increase in the number of electrons 


going from the semiconductor to the metal. On 
the other hand, the potential barrier for elec- 


| 
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trons moving from the metal to the semiconduc- 
lor remains the same as it was in the absence of 
the external field. Thus, the balance of currents 
through the junction is disturbed: the clectron 
flux from the semiconductor to the metal is sev- 
eral times more than the opposite flux of elec- 
trons from the metal. This disturbance of the 
balance between the fluxes leads to a current 
through the junction from the metal to the se- 
miconductor, the intensity of this current being 
greater the larger the potential difference U 
applied to the junction. 

Since the resistance of the bulk of the semi- 
conductor (and the more so of the metal) is many 
times lower than the resistance of the barrier 
layer, the potential drop occurs almost complete- 
ly across the contact region of the semicon- 
ductor. As a result, the potential difference in the 
Contact, region and the intensity of the field 
pushing electrons out of this region into the bulk 
of the semiconductor decrease. Naturally, the 
energy bands become less bent and the region 
depleted in the majority carriers becomes nar- 
rower. In other words, the application of the ex- 
ternal potential difference in the case under con- 
sideration not only lowers the potential barrier 
Фф but also decreases the thickness d, of the bar- 
rier layer, thus decreasing the resistance of the 
junction, These two factors cause an increase in the 
Intensity of current flowing through the junction. 
А In this Case, the external polential difference 
18 said to be applied in the forward, or through 
direction, ь 

External Potential Difference Acting in the 
Cut-Of Direction, Quite the opposite situation 
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occurs in the contact under consideration when 
the external potential difference is applied in the 
same direction as the contact potential difference. 
In this case, the external potential difference 
is said to be applied in the reverse, or cut-off 
direction. 

The application of this potential difference 
lowers all the energy levels in the semiconductor, 
including the Fermi level, by eU (Fig. 59c) with 
respect to the position they have in equilibrium 
conditions. In this case, the height of the poten- 
tial barrier which prevents electrons from going 
from the semiconductor to the metal increases and 
becomes equal to 


P = Po + eU, 


while the intensity of the electron flux from the 
semiconductor to metal decreases. Since the po- 
tential barrier for electrons going from the metal 
to the semiconductor remains unchanged, the bal- 
ance of electron fluxes through the interface will 
be disturbed: the electron flux from the metal 
will be greater than the opposite flux, and hence 
a current will flow through the junction from the 
semiconductor to the metal. 

It should be noted that the disturbance mechan- 
ism for the balance of opposite electron fluxes 
through the metal-semiconductor junction are 
different for the external potential differences ap- 
plied in the forward and reverse directions. In 
the first case, the balance is disturbed because of 
an increase in the flux of electrons from the semi- 
conductor to the metal. The current appearing 
in the circuit is due to the prevailence of this 
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flux over the opposite electron flux which remains 
the same as it was in the absence of the external 
potential. This prevailence is the greater the larg- 
er the applied potential difference. For this rea- 
son, the current may increase practically indefi- 
nitely when external potential difference in- 
creases within certain limits. 

On the other hand, when the external poten- 
tial difference acts in the cut-off direction, the 
balance between the electron fluxes is disturbed 
due to a decrease in the electron flux from the se- 
miconductor to the metal. Consequently, the 
current appears because the electron flux from 
the metal to the semiconductor is not compensat- 
ed by the opposite flux. In this case, the higher 
the cut-off voltage, the less is the compensation. 
When the potential barrier for electrons going 
from the semiconductor to the metal becomes so 
high that the transfer of electrons to the metal 
practically ceases, the intensity of the current 
through the junction reaches its maximum value. 
No further increase in the cut-off voltage will 
lead to an increase in the current intensity. This 
is because the height of the potential barrier for 
electrons moving from the metal to the semicon- 
ductor does not depend on the cut-off 
voltage, 

, The maximum current flowing through the 
Junction in the cut-off direction is called the 
saturation current and is denoted by Ie 

. The increase in the reverse current is also lim- 
Hed because the external potential difference 
(distributed mainly in the contact region of the 
Semiconductor) is added to the contact potential 
difference, and so the electric field pushing the 
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majority carriers (electrons) into the bulk of the 
semiconductor increases. This leads to an elec- 
tron depletion of a wider contact region in tbe 
semiconductor, and hence to an increase in the 
barrier layer thickness and its resistance. 
Current-Voltage Characteristic of the Metal- 
Semiconductor Junction. The current-voltage 


14 


Fig. 60 


Characteristic of a metal-semiconductor junction 
is shown in Fig. 60 and illustrates the nonsymmet- 
ric behaviour of this junction with respect to the 
dependence of current on the external voltage. 
It can be seen from the figure that the junction 
exhibits a well-defined unipolar conductivity: 
it unlimitedly conducts current in the forward 


direction and almost. does not in the reverse di- 
rection. 
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Ohmic Contact. Unipolar conductivity is not 
exhibited by all junctions between metals and 
semiconductors but only by those in which a bar- 
rier layer is formed. Junctions with antibarrier 
layers do not possess this property. 

Junction with antibarrier layers are also wide- 
ly used in  radioengineering and electronics 


ч 


Fig. 61 


for connecting various devices. The main require: 
tdm м Joining contacts is that they shoul 
етн lt e shape and nature of a signal. Their 
linear d аве characteristic should therefore be 
this s са with antibarrier layers satis y 
them » oe Ohm's law is observed for 
The ty + 0 they are called ohmic contacts. 
the oh picat current-voltage characteristic о 
mic contact is shown in Fig. 61. 
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Зее. 22. p-r Junction 


Most semiconductor devices used in modern tech- 
nology contain the junction between two impu- 
rity semiconductors with different types of con- 
duction, which is called p-n junction. 

Methods of Obtaining p-n Junctions. A junc- 
lion between the electronic and the hole semi- 
conductor can be obtained by placing two sam- 
ples having dillerent types of conductivity into 
close contact. However, this method cannot be 
used to create a device in practice because of the 
presence of various defects and impurities, and 
first of all oxide films which always cover semi- 
conductor surfaces, sharply change properties of 
the interface between semiconductors. Hence, in 
order to obtain a p-n junction with controlled 
and permanent properties, it is necessary to ob- 
lain it in the form of the inner interface on which 
the semiconductor of one type continuously 
transforms into the other type of semiconductor. 
At present, there are many methods of preparing 
P-n junction. Here, we shall only mention two 
of Мет: the method of alloying and the diffu- 
Sion method. 

In the alloying method, a small sample of a 
trivalent metal (e.g. indium) is put onto a 
Plate of n-type semiconductor (Fig. 62a). This 
15 then placed into a furnace and heated up to 
550-600 °С in an inert-gas atmosphere. At this 
lémperature, the indium melts and the droplet 
ormed as a result of melting dissolves the germa- 
nium (Fig. 625). Aftera certain time, the furnace 
13 Switched off, and germanium containing 
indium impurity atoms begins to precipitate 
11—01486 
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from the melt as it cools. If the cooling proceeds 
sufficiently slow, ihe precipitating germanium 
crystallizes in the form of a single crystal whose 
orientation coincides exactly with that of 
the substrate single crystal. However, unlike 
the substrate, which has n-type conductivity, 


In+Ge 


о 


(b) 


Fig. 62 


the. newly formed germanium region has pP 
conductivity. Therefore, p-n junction is forme! 
on the interface between the undissolved part © 
the substrate and the region that has сгуз!й” 
lized (Fig. 62). An alloyed p-n junction is char 
acterized’ by an abrupt change in the type " 
conduction from the electronic to the hole tyP® 
and is thus called an abrupt p-n junction. 


=e sod 
ln contrast to an alloyed junction, the diffuse 
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junction is characterized by a gradual change in 
conductivity from the z- to P-type, and there- 
fore, it is called the graded p-n junction. This 
junction is formed by the diffusion of the accep- 
tor impurity from the gaseous or liquid phase 
into the donor semiconductor, or that of the 
donor impurity into the acceptor semiconductor. 


Acceptor vapour 


Fig. 63 


If the donor semiconductor is used as the substrate, 
the acceptor atoms penetrating into the bulk of 
the sample as a result of diffusion first convert it 
into a compensated semiconductor (i.e. they 
Neutralize the donor impurities and impart to 
the sample properties of the intrinsic semiconduc- 
lor), and then as impurity atoms are accumu- 
tated turn it into the holesemiconductor. The dop- 
ing level of the p-type semiconductor formed, 
38 well as the depth of penetration of the accep- 
tor atoms into the Substrate, are determined by 
the temperature and duration of diffusion. The 
Interface between the part of the semiconductor 
transformed into the p-region and the n-type sub- 
Strate that remains uncontaminated by the diffu- 
Sion forms p-n junction (Fig. 63). Naturally, the 
interface between the acceptor and the donor se- 
ШЫ 
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miconductors, which are actually different parts 
of the same sample, cannot be clear-cut because 
the change in the conduction type occurs gradu- 
ally in diffused p-n junctions. 

There are symmetric and asymmetric р-й 
junctions. If the doping levels on different sides 
of the p-n junction are identical or quite close 
we have a symmetric p-n junction. If, however, 
the concentration of one of the impurities, say, the 
donor, is higher than the impurity concentra- 
lion on the other side of the junction (N p > Na) 
the p-n junction is asymmetric. Although asymme- 
tric p-n junctions are the ones mostly used in 
semiconductor technology, for the sake 'of simpli- 
city, we shall only consider a symmetrie р” 
junction and assume that Мр = N 4. 

p-n Junction at Equilibrium. Let из consider 
an abrupt p-n junction with asymmetric distrib- 
ution of impurities on both sides of the interface. 
Suppose that in the electronic semiconductor 
on the left of the interface (Fig. 64a) the concen- 
tration of a donor impurity abruptly drops fro™ 


N р to 0, while in the hole semiconductor on he 


mal excitation and the ionization of the dono! 
ànd acceptor centres, At a moderately high (0-8: 
room) temperature, practically all the donot 
and acceptor impurity atoms are ionized. There 
fore, we can assume that the concentration 0 
electrons in the n-lype semiconductor far [ro 


22. p-n Junction 165 


N4 


Vig. 64 
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the interface is equal to the donor impurity соп- 
centration (п, = N p), while the hole concentra- 
tion in the p-type semiconductor is equal to the 
concentration of the acceptor centres (ры = 
= МА). The subscript “0” indicates that the 
concentration corresponds to the equilibrium 
state. à 

In each of the regions in contact, there is а 
cerlain number of minority carriers in addition 
to the majority carriers: there are holes in the 
n-type region and electrons in the p-type resion. 
Their concentration can be found by using the 
law of mass action (see Sec. 10). Suppose that 
the impurity concentration is 1019 cm-? in each 
of the contact regions. The majority carrier con- 
centration will be of the same value: 


Tap = Pno = N p = М, = 1016 ст-3. 


If we assume that at room lemperature the car- 
rier concentration in the intrinsic semiconduc- 
tor is n; = 1018 cm~, for the minority carrier 


concentration (e.g. electrons in the p-lype Se 
miconductor) we obtain 


ni 26 
i 102 
ny = — = — 4. 10 -3 
impo 10 + 101? стз, 


The number of holes in the electronic semt- 
conductor will be the same. Thus, it can be seen 
that the Concentration of one type of (шш 
(electrons or holes) changes 10° times as we cros 
the interface. However, the carrier concentration 
near the interface cannot change as abruptly as 
does the concentration of the doping пари! у 
aloms, since Ше impurity atoms are involve 
into the crystal lattice and are rigidly bound 
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it, while carriers are free and can move through- 
out the crystal. The change in the carrier con- 
centration in the contact region is schematically 
shown in Fig. 64b. 

However smooth the variation in the concen- 
(ration may be, the total change turns out to 
be very large. This leads to intense diffusion of 
the majority carriers through the p-n junction: 
electrons go from the n-type to the p-type region 
and holes diffuse in the opposite direction. As a 
result of this diffusion, a diffusion current. flows 
through the p-r junction, and the contact poten- 
tial difference appears. 

Diffusion Current. The electrons arriving to 
the p-type region, which isrichin holes, recombine 
quite rapidly. Therefore, their concentration 
in this region practically does not increase and 
remains at the equilibrium level. At the same 
time, as a result of continuous thermal genera- 
tion, new electrons appear in the n-type region in 
place of those which have left it. Hence, in spite 
of the diffusion of electrons from the n-type re- 
gion to the p-type region, the difference in their 
concentrations and the electron diffusion rate in 
these regions remain unchanged. This is also 
true of the diffusion of holes from the p-type to 
the n-type region. Such a steady-state direction- 
al charge transfer through the p-n junction is 
called the diffusion current. It should be empha- 
sized that the diffusion current created by tran- 
sition of holes adds up with the diffusion current 
created by the opposite electron flux. 

Contacf {Potential Difference. Conduction Current. 
The arrival of holes from the p-type semiconduc- 
tor to the contact region of the electronic semi- 
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conductor and, what is more important, the de- 
parture of a large number of electrons from this 
region, which leave uncompensated positively 
charged immobile ions of the donor impurity; 
create a positive charge at the interface in the 
n-type semiconductor (Fig. 64c). Similarly, the 
departure of holes from the contact region of the 
p-type semiconductor, as well as the arrival of 
electrons from the n-type semiconductor, create 
a negatively charged region near the interface 
in the p-type semiconductor. Let us denote by 
d, and d, the widths of these regions in the n- 
and p-type semiconductors respectively. Figure 
64d shows the charge density distribution in the 
contact regions. The contact potential difference 
U. and the electric field which prevents the ma- 
Jority carriers from further diffusion are create 
between oppositely charged regions. At the same 
time, this field promotes rather than hinders the 
transition of the minority carriers through the 
interface. Indeed, electrons arriving at the p- 
n junction from the bulk of the p-type semicon duc- 
tor and the holes from the bulk of the n-tyDe 
semiconductor are entrained by the contact field 
and carried to the n-type and the p-type regions: 
Tespectively. Thus, in contrast to the diffusion 
current that appears аз а result of majority carrier? 
Crossing the interface, reverse current appears 
which results from the transition through the 
Same interface of minority carriers in the oppo! 

direction. This current is called the conduction 
current. Its intensity does not practically depenc 
оп the contact potential difference and is solely 
determined by the thermal generation of minor 
ity carriers and the conditions of their transitio? 
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from the bulk of the semiconductor to the inter- 
face. 

Band Structure of the p-n Junction at Equilib- 
rium. Figure 65a shows the band diagrams of 
n-type and p-type semiconductors¥ before the 
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Fig. 65 


carriers start crossing the interface. The elec- 
tron levels in а vacuum, the two bottoms of the 
conduction bands and the tops of the valence 
bands are aligned, while the Fermi level is near 
the bottom of the conduction band in the n- 
Lype region and near the top of the valence band 
in the p-type region at room temperature. The 
diffusion flow of the majority carriers, resulting 
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in the stripping of the ionized donor and acceptor 
atoms and appearance of uncompensated charges 
in the contact regions, causes the displacement of 
energy levels. In the n-type region, which re- 
ceives a posilive charge, all the levels are shifted 
downwards, while in the p-type region, which 
acquires a negative charge, they are shifted up- 
wards. As was shown above, the levels are dis- 
placed until the Fermi levels are aligned (Fig. 
65b). This corresponds to the establishment of 
the equilibrium state. Owing to unlike volume 
charges formed in the contact regions on either 
side of the interface, the potentials of semicon- 
ductors change accordingly, and the energy bands 
in the region of the p-n junctions will be bent. 
Since the Fermi levels retain their positions with 
respect to the other energy levels in the bulk of 
semiconductors sufficiently far from the inter- 
face, the bending of the energy bands creates a 
potential barrier фо = eU.. It can be seen from 
the figure that 


R= eg Bing 
ог (what is the same) 
Ф = Ap — A, 


As we showed above, the posilion of the Ferm! 
level depends on the doping level of a semiconduc- 
tor: the higher the doping level, the closer the 
Fermi level is to the appropriate allowed band- 
For example, the larger amount of the donor 1M 
purity introduced into a semiconductor, 3 
closer the Fermi levelgets to the bottom of the gop" 
duction band. In the limiting case, the Fermi е 
el in the donor region of nondegenerate Se?! 
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conductor goes right up to the bottom of the 
conduction band, and in the acceptor region it 
goes to the top of the valence band. Thus, the 
maximum height of the potential barrier Фо, шах 
at the interface. between two nondegenerate dis- 
similar semiconductors is equal to the forbidden 
band width IV,. However, in reality the values 
of фо for the p-n junction between nondegenerate 
semiconductors are usually less than Wy. For 
example, for the p-n junction in germanium, for 
which Np = Na = 1079 cm, the height of the 
potential barrier at room lemperature amounts 
to 0.35 eV, which is approximately equal to a 
half the forbidden band width. 

The contact electric field controls the transi- 
lion of carriers through the p-n junction. Not 
all electrons going from the n-type to the p-type 
region may overcome the potential barrier Фо. 
For example, the electron denoted by 7 in the 
figure can only surmount part of the potential 
barrier at the expense of its excess kinetic ener- 
gy. When it reaches the point M, all its kinetic 
energy is spent to perform work against the 
forces of the contact field. The electron stops and is 
then returned by this field to the bulk of the 
n-type semiconductor. A similar situation occurs 
for the hole denoted by /' and arriving from the 
p-type region. Only those of majority carriers 
whose energy is higher than q can surmount the 
potential barrier. This opportunity is given, for 
example, to electron 2 and hole 2’. However, 
the amount of high-energy electrons and holes is 
small, because most electrons are near the bottom 
of the conduction band and the major part of 
holes, near the top of the valence band. For this 
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reason, the fluxes of majority carriers through the 
p-n junction are small, although the total number 
of these carriers is extremely large. 

The action of the contact field on the minority 
carriers is quite opposite. This is illustrated by 
Fig. 65b. When electron 3 and hole 3’ arrive at 
the p-n junction, they are carried by the contact 
field to the opposite side of the interface. Their 
kinetic energies increase at the expense of the 
work done by the forces of the field. However, de- 
spite the favourable conditions for electron tran- 
sitions from the p-type to the n-type region and 
for hole transitions from the n-type to the p-type 
region, the fluxes of the minority carriers are not 
large, since the total number of minority carriers 
in each semiconductor is small. 

The intensity of the contact electric field al- 
most does not affect the magnitude of the minor- 
ity carrier fluxes through the interface. Regard- 
less of the intensity of the contact field, any mi- 
nority carrier reaching the region of the p-" 
Junction will be transferred by this field to the 
opposite side of the junction. The magnitude о 
each of the fluxes is determined by the number 0 
minority carriers (electrons or holes) arriving at 
the junction, i.e. by the number of carriers 
formed as a result of thermal generation in the 117 
mediate proximity of the junction. This is Why 
the intensity of conduction current does not de 
pend on the magnitude of the contact potentia 
difference. The thickness of the semiconductor 
layer adjoining the p-n junction and participat? 
in the creation of the conduction current is ¢ d 
termined by the diffusion length Zp for electro" 
in the p-type region and Lp for holes in the ” 


22. p-n Junction 473 


type region, i.e. by the mean distance covered by 
the electrons and holes during their lifetimes. 
Electrons appearing due to thermal generation 
in the bulk of the p-type semiconductor at dis- 
tances from the p-n junction exceeding Ly (as well 
as holes appearing in the n-type semiconductor at 
distances from the p-n junctions larger than 
Ly) do not take part in the conduction current, 
since they recombine before reaching the region 
of the p-n junction. The diffusion length is usual- 
ly small. For example, it is 107? cm in the order 
of magnitude for germanium. 

Since the intensity of the current created by 
the diffusion fluxes of the majority carriers de- 
pends on the height фо = eU, of the potential 
barrier, while the intensity of the conduction 
current created by the fluxes of the minority car- 
riers is independent of the potential barrier height 
and since these currents have opposite directions, 
the total current through the p-n junction is ze- 
ro only at a certain height of the potential bar- 
rier, for which the diffusion current is equal in 
magnitude to the conduction current. 

p-n Junction as a Barrier layer. The contact 
electric field pushes the mobile charge carriers 
from the region of the р-п junction to regions 
deeper in semiconductors in contact, where these 
carriers are majority carriers: electrons are pushed 
into the n-type semiconductor and holes are 
pushed into the p-type semiconductor. This effect 
of the contact field prevents the mobile carriers 
from penetrating the region of the p-n junction 
from the bulk of semiconductors and making 
good the shortfall of majority carriers in this 
region. The uncompensated and ri dly fixed to 
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the lattice donor ions which are left after the 
departure of electrons create а positive volume 
charge in the x-type semiconductor region adjoin- 
ing the junction, while holes leaving the p-type 
region through the junction create a negative 
charge of uncompensated ionized acceptor atoms 
equal in magnitude to the former volume charge. 
It is these fixed charges that create the contact 
field and the contact potential difference. 

Since most of the mobile carriers have left the 
contact regions, and new mobile carriers cannol 
arrive at these regions, the resistance of the 
p-n junction sharply increases in comparison 
with that of the remaining volume of the semi- 
conductor. Hence, the region of the p-n junction is 
always a barrier layer. 

Thicknesses of the depletion layers (d, on the 
side of the n-type semiconductor and d, on the 
side of the p-type semiconductor) depend on the 
doping level of each of the regions in contact. 
In the case of a symmetric p-n junction (when 
N p = N 4), thicknesses d, and d, are equal (see 
Fig. 64d). On the other hand. for an asymmetric 
p-n junction, d, = dp. For example, for Vp > 


> МА the thickness d, of the depletion layer on 
the side of the n-type semiconductor is less than 
the thickness d, of the depletion layer of the р" 
type semiconductor (Fig. 06а). This can be 
explained by the fact that in а semicon- 
ductor with the higher doping level each 
monolayer contains more impurity centres, ane 
hence more mobile carriers than a monoatomic la ye? 
of the semiconductor with the lower doping levet 
In this case, the p-n junction is said to penel rale 
deeper into а weakly doped (high-resistance 
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region of the semiconductor. On the other hand, 
when Np >> Na, Ше p-n junction is practically 
localized in the high-resistance p-type region, 


Fig. 66 


embracing only a very thin layer of the highly 
doped n-lype semiconductor directly adjoining 
the p-n interface (Fig. 66b). 

The total thickness of the p-n junction is very 
small. For example, at a moderate doping level 
of the p-type and n-type regions in a germanium 
crystal, the thickness of the junction amounts 
to about dum. 


Sec. 23. Rectilying Effect 

of the p-r Junction 

Reverse Current. Let us clarify how the applic- 
ation of the external potential difference or, as 
it is often called, a biasvollage, tothe p-n junction 
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changes the conditions for charge carrier transfer 
through it. 

Suppose that an external power source is con- 
nected to the p-z junction in such a way that 
positive terminal is connected to the n-type re- 
gion and the negative terminal to the p-type 
region. This polarity of the external source en- 
sures that an additional electric field is created 
in the p-n junction region, whose direction coin- 
cides with that of the contact electric field. As in 
the case of the metal-to-semiconductor contact, 
the bias voltage applied in this way is called 
back (reverse) voltage. Since the junction region 
is depleted in mobile carriers and hasa much higher 
resistance than the remaining semiconductor, 
the external potential drop will almost entirely 
occur in the barrier layer so that the voltage drop 
in the other regions can be ignored. Hence, the 
reverse bias U adds up to the contact potential 
difference U,, thus increasing the potential bar- 
rier in the region of the p-n junction by eU in 
pones with its equilibrium value (Fig. 675); 

Z. 

p = eU, + eU = Po + eU. 
A comp 


"t arison of Figs. 67a and 076 shows thal 


external potential difference U shifts the 
energy levels in the contact regions by eU. An 
Increase in the potential of the n-lype region 
lowers its energy levels, while a decrease in 

Potential of Ше P-type region raises the corre- 
sponding levels. Naturally, the Fermi levels are 
also displaced. The difference in the positions о 
the Fermi levels in the contact regions Ша» 
arises after the bias vollage is applied (Fig. 67) 
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indicates that the equilibrium existing before the 
application of the bias voltage is disturbed (Fig, 


67a). 


The increase in the potential barrier height 
by eU leads to a decrease in the electron and 
hole components of the diffusion current through 


12—01486 


178 Ch. 4. Contact Phenomena 


the junction; the higher the reverse bias, the 
higher the potential barrier and the smaller the 
number of the majority carriers capable of 
surmounting it. 

At а certain high bias voltage, the diffusion 
current through the junction disappears com 
pletely. 

Along with a decrease in the diffusion cur- 
rent, an increase in the thickness and resistance 
of the depletion layer at the interface is observed, 
since as the intensity of the resultant elec- 
tric field increases (in comparison with that о 
the contact electric field), the effect of pushing 
the majority carriers out of the p-n junction 
region becomes stronger. 

The bias voltage practically does not affect 
the conduction current created by the minority 
carrier fluxes; the increased electric field in the 
p-n junction region increases the rate of trans 
fer of the minority carriers through the inter 
face, without changing their number. An increase 
in the depletion region thickness also does not 
influence the conduction current, since both the 
bias field and the contact field promote the tran- 
sition of the minority carriers through this laye": 
_ Thus, the reverse bias limits the majority car- 
riers flux so that the diffusion current canno 
compensate the conduction current. At large 
reverse bias, the diffusion current tends 10 2019 
and the total current through the junction is 
termined in practice by E ee ; current 

y the conduction d. 
created by the minority carriers. Since the jimit 
ing value of the conduction current does E 
depend on the bias voltage applied across 
junction, it is called the saturation current ? 
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denoted by 7,. Sometimes, this current is called 
the thermal uncontrolled current, which reflects 
its physical meaning more precisely. 

It should be noted that a symmetric broadening 
of the junction region on bothsides of the interface 
is only observed in the case ofasymmetricjunction. 
lf, however, the doping level of one of the re- 
gions is higher than that of the other (N p > N4), 
the depletion region will be mainly broadened in 
the semiconductor with the lower doping level. 
If the difference between the doping levels is 
large, for example, if N p >> V4, then almost all 
the inerease in the depletion layer thickness oc- 
curs within the weakly doped region (in Fig. 
66b, these changes in the thickness of the layers 
аге shown by dashed lines). 

Forward Current. А forward bias applied 
across the р-п junction (the positive terminal of 
the external source is connected to the p-type 
region and the negative terminal to the n-type 
region) causes a much larger disturbance in the 
equilibrium. In this case, the shift in the energy 
levels of the semiconductors in contact reduces 
the potential barrier (Fig. 67c). The external vol- 
tage U, being subtracted from the contact poten- 
tial difference, lowers the potential barrier to 


P” = Fo — eU. 


This is accompanied by an increase in the number 
of electrons capable of surmounting the barrier 
(the closer the levels are to the bottom of the 
Conduction band, the higher the population den- 
sity of the energy levels). This increase in the 
number of the majority carriers overcoming the 
barrier causes an increase in the diffusion current. 
12° 
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Moreover, the bias field and the contact field in 
the junction region are directed oppositely. Hence, 
the resultant field becomes weaker, the deple- 
tion region narrower (d" < d), and the resist- 
ance of the p-n junction lower, this also causes an 
increase in the diffusion current. 

Since the intensity of the conduction current 
(which also remains unchanged in the case of a 
forward bias) is low, it can be ignored when the 
diffusion current increases with the bias vol- 
tage. Thus, in the case of a forward bias, the cur- 
rent flowing through the p-n junction is almost 
completely determined by the fluxes of the major- 
ity carriers, i.e. it is a diffusion current. The 
majority carriers which have surmounted the 
potential barrier and got into the neighbouring 
region become the minority carriers in this 165 
gion, thus increasing the concentration of the 
minority carriers in the contact region. The dif- 
ference in concentrations formed causes the difi- 
usion of excess minority carriers from the P- 
Junction into the bulk of the semiconductor, where 
they soon recombine. The higher the forwat 
bias, the lower the potential barrier, and the large? 
the excess concentration of the minority carriers In 
the p-n junction region. Consequently, as the 
forward bias increases, the rates of diffusion and 16" 
combination grow, and the current flowing throug? 
the junction increases, When the bias voltage be- 
comes higher than the contact potential difference: 
the potential barrier disappears completely- á 
thesametime, the depletion region also disappear” 
and the voltage U— U. turns out to be distribu! 
ed over the entire sample. A further increase 2 
the forward potential difference will cause: 
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accordance with Ohm's law, an increase in cur- 
rent: 


where H is the resistance of the entire sample. 

Injeetion of Carriers. The penetration of the 
majority carriers through the р-п junction, 
caused by a forward bias and accompanied by ап in- 
crease in the minority carrier concentration in 
the contact regions, is called the injection of the 
minority carriers. The ratio of the excess con- 
centration of the minority carriers in the im- 
mediate proximity of the р-п junction to the 
equilibrium concentration of the majority carriers 
is called the injection level, 

In the case of a symmetric p-n junction, the 
number of electrons Anp injected from the n- 
type region to the p-type region is equal to the 
number Ap, of holes injected from the p-type 
to the n-type region. For an asymmetric junc- 
lion, the number of carriers injected from the 
region with the higher doping level will exceed 
the opposite flux, and the ratio of the excess con- 
centrations of carriers injected into appropriate 
regions will be determined by the ratio of the 
majority carrier concentrations: 


Апр nno 
Арп Ро” 


Tf, for example, the concentration of theimpurity 
atoms in the n-type region is 1000 times higher than 
that in the p-type region, the electron flux from the 
n-Aype'to'the p-type region will'be1000 times larger 
than the opposite hole flux. Since the lowering 
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of the potential barrier caused by a forward bias 
equally facilitates the transition of holes from 
the p-type to the n-type region and the transi- 
tion of electrons from the n-type to the p-type re- 
gion, the additional flux of carriers from the 
region with the higher concentration will be 
larger. А 
For nno № рро, the flux of holes injected into 
the n-type region from the p-type region is neg- 
ligibly small in comparison with the opposite 
electron flux, and we can assume that the total 
diffusion current flowing through the p-n junction 
is determined by its electron component. А 
The region of a semiconductor from which in- 
jection mainly occurs is called the emitter region 
or simply the emitter, while the region to which 
injection is predominantly directed is called the 
base region, or simply the base. Inthe last exam- 
ple, the n-type region is the emitter, while the 
p-type is the base. d 
For an asymmetric p-n junction, both forwar 
and reverse currents are practically created by 
only one type of carriers. For example, for nno > 
> рро, the forward as well as the reverse curren 
are mainly created by electrons, since in us 
highly doped n-type region the number of nale 
(minority carriers) is small, while in the weak 


3 ons 1 
doped p-type region the number of electrons 
much larger, 


Current-Voltage Char: 


ч acteristic of the p-n e» 
Чоп. The Г vs. r cu 


t х rve (Fig. 68) for the p 
Junction has the same form as in the case of а m 
tal-semiconductor junction. Por a forward D 
the tota] current 7, through the junction, ear t 
to the difference between the diffusion curre 
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Га and the conduction current Te, 
I= Га = R, 
rapidly increases with the bias voltage due to 


the increase in the diffusion current at a constant 
conduction current. At forward bias exceeding 


Ir 
(mA 


50 
40 
30 
20 


10 
—150 -100—50 
U,V) ени a 


)- e 
02 04 U,V) 


— 20} 
== 


— 60 
|| 


(нА) 


Fig. 68 


0.1 V, when the conduction current can be ig- 
nored, the current intensity increases almost ex- 
ponentially. The essential nonlinearity of the 
characteristic in the initial region of the forward 
current is explained by a decrease in the thickness 
of the p-n junction and its resistance with increas- 
ing forward bias in the region of its low values. 
When the forward bias attains several tenths of 
а volt or more, the characteristic becomes 
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practically linear, since in this region the polen- 
tial barrier Ф (as well asthe depletion region) 
vanish, and the applied potential difference turns 
out to be distributed over the entire length of 
the sample (Ohm's law). 

The reverse current through the junction is 
much smaller than the forward current. For this 
reason, another scale is used for plotting the re- 
verse branch of the current-voltage character- 
istic: two or three orders of magnitude higher for 
current and two or three orders lower for voltage 
(this leads to a kink at the origin which is ab- 


= when the same scale is used). The reverse cur- 
ren 


Ty = Гс — 14 


grows quite rapidly in the initial region due to 
the sharp decrease in the diffusion current with 
creasing potential barrier height. However, 
even at reverse bias of the order of 0.1-0.2 У, 
this growth ceases. At higher voltages, the diffu- 
Sion current drops almost to zero, and the reverse 
current becomes equal to the conduction cur- 
rent which, as we showed above, is almost inde- 
pendent of the applied voltage. A certain increase 
in the reverse current in the “saturation” region 
сап be explained by the heating of the рп 
junction by the current itself and by other side 
effects, | 

The rectifier properties of the p-n junction are 
characterized by the rectification factor, which 
is defined as the ratio ТИТ, between the forward 
and reverse currents (for similar absolute values 
of the bias voltages). Usually, the rectification 
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factor ranges between 105 and 107. This means 
that the p-n junction has practically unipolar 
conductivity 

Effeet of Temperature on the Rectifier Prop- 
erties of the p-z Junction. At room temperature 
most semiconductors, including germanium and 
silicon, are in the “depletion” state of impurities, 
since all the impurity centres are ionized. In 
this state, the n-type semiconductors have the 
electronic conductivity and the p-type semicon- 
ductors have the hole conductivity. When a sem- 
iconductor is heated to temperatures close to 
the intrinsic conductivity temperature 7;, the 
excitation of the intrinsic atoms of the semiconduc- 
tor hecomes more and more intense. This is 
accompanied by the simultaneous generation of 
electrons and holes. At 7 > T;. the concentra- 
tion n; of intrinsic carriers exceeds the concentra- 
tion of the "impurity" carriers contained in the 
semiconductor due to the ionization of impurity 
centres. In this temperature region, the semi- 
conductor loses the properties of the impurity 
semiconductor and becomes an intrinsic semi- 
conductor, In this case, its Fermi level shifts to 
the middle of the forbidden gap, the potential 
barrier and the barrier layer disappear, and the 
p-n junction loses its rectifier properties. 

The temperature 7; of intrinsic conductivity 
depends on the forbidden band width W, of a 
semiconductor: the larger W,, the higher LES 
Therefore, the temperature limit of operation for 
p-n junctions is determined by the"properties of 
materials from which they are manufactured. 
For example, in germanium whose forbidden band 
width W, — 0.72 eV, the p-n junction can work 
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up to about 75?C, while in silicon for which 


W, = 1.12 eV, the working temperature may 
reach 150 ?C. 


Sec. 24. Breakdown of the p-n Junction 

If we gradually increase the reverse bias voltage, 
upon attaining a certain value Uy, (Fig. 69) 
à sharp increase will be observed in the current 


Fig. 69 


flowing through 


+ H ini ш 
flowin 8 circuit containing the P 
Junction and no | 


imiting resistor. This is called 
the breakdown of the р-п junction. The breakdow? 
can be electrical and thermal in nature. The elec 
trical breakdown does not destroy the junctions 
and if it is not followed by a thermal breakdown: 
the properties of the p-n junction recover à 

the reverse voltage is removed, There are (0 


; А 1 
types of electrica] breakdown: avalanche 9 
tunnel, 
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Avalanche Breakdown. This type of breakdown 
is associated with the effect of the avalanche mul- 
tiplication of carriers in the р-п junction. At a 
certain value of reverse bias voltage, the field 
intensity in the p-n junction becomes so high 
that the minority carriers accelerated by the field 
acquire enough energy to ionize neutral atoms of 
the semiconductor in the junction region. As a 
result of the ionization, the number of carriers 
creating the reverse current grows abruptly. The 
avalanche breakdown is usually observed at a 
reverse bias of the order of tens or hundreds of 
volts. It is typical of quite thick p-n junctions, 
in which each minority carrier accelerated by 
the electric field causes multiple ionizations of 
atoms in the depletion layer. These junctions 
usually exhibit the tunnel breakdown. 

Tunnel Breakdown. This phenomenon origi- 
nates from the tunnel effect which is observed due 
to the direct influence of a strong electric field 
on the atoms of the semiconductor crystal lattice 
in the p-n junction. Under the influence of this 
field, the valence bond is ruptured and an elec- 
tron becomes a free carrier, moving into the 
interstitial space and leaving a hole instead. The 
energy band diagram of the tunnel breakdown is 
shown in Fig. 70. Electrons from the valence band 
of ihe p-Lype semiconductor move intothe con- 
duction band of the n-type semiconductor 
without changing theirenergy, crossing the forbid- 
den band of the p-n junction. The necessary con- 
dition for tunneling is the existence of a vacant 
level in the conduction band of the n-type semi- 
conductor whose energy corresponds to the ener- 
£y of the electron arriving from the p-type side, 
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i ry i jin 
The tunnel breakdown is observed SM ee 
p-n junctions which can be formed only а 


Fig. 70 


interface between highly doped regions. In dae 
lo provoke the tunnel breakdown, a field m 
105-10° V/cm is required. Since the tunnel P 5 
down only occurs in thin junctions of the orc s 
of 10-5-10-6 сш, the reverse potential ем 
of only several volts is sufficient for obtaining th 
breakdown values of field intensity. ү 

he rise in current during the tunnel breakdow g 
(curve 2 in Fig, 69) iseven steeper than that iia 
ing the avalanche breakdown (curve 7). As Due 
mentioned above, the properties of the dd 
junction recover after the electric breakdown 
(either avalanche or tunnel) when the rever: 
bias is removed. 
are frequently use 
down conditions 
diodes, tunnel Ъ 


For this reason, p-n ем 
din technology under the bres » 
(crystal stabilizers, or Zen 
ackward diodes, etc.). 


24. Breakdown of the p-n Junction 189 


Thermal Breakdown. If the amount of heat 
liberated in the p- junction exceeds the amount 
of heat removed from it, the heating of the junc- 
tion intensifies the carrier generation and hence 
leads to an increase in the current flowing through 
the junction. This, in turn, results in a further 
increase in temperature, and so on. As a result 
of such avalanche-type overheating, the current 
intensity continues to grow even if the voltage 
decreases (curve 3 in Fig. 69), causing the destruc- 
tion of the semiconductor material. Thermal 
breakdown can be either self-induced or may be 
а consequence of the developing electric break- 
down. For this reason, a limiting resistor is 
usually connected in series with a p-n junction, the 
resistance being chosen in such a way that the 
current cannot exceed a certain value. 

Surface Breakdown. The avalanche or tunnel 
electric breakdown of the p-n junction may occur 
not only in the bulk of a semiconductor but also 
on its surface. The surface breakdown can be 
induced by a distortion of the electric field in the 
p-n junction due to surface charges. А surface 
Charge may appear as а result of the destruction 
of the crystal lattice or due to defects and impu- 
rities present in it (particularly, adsorbed water 
molecules). In some cases, à surface charge nar- 
rows the barrier layer at the surface and increases 
the field intensity in the surface layer, due to 
which the breakdown at the surface appears at 
lower values of the reverse bias voltage than in 
the bulk. In order to reduce the probability of a 
surface breakdown, the surface of semiconductors 
is coated with materials to protect the p-n junc- 
tion from moisture and other active impurities. 


190 Ch. 4. Contact Phenomena 


Sec. 25. The Electric Capacitance 
of the p-n Junction 


When a bias voltage is applied across ne is 
junction, it exhibits the properties ofa но 

The p-n junction is the region in а Semicanut iu 
lor, depleted in mobile carriers and ишш 
its properties to а dielectric layer in which par 
unlike electric Charges are distributed over í 
volume on both sides of a certain plane. Ina 
semiconductor, these i п 
rity atoms: the n-type region of the junction 18 
charged Positively, while the p-type region is 
charged сите of the p-n 


junction allows us to identify it, to a certain ex- 
lent, with a pl 


ane-parallel capacitor, The appli- 
Cation of the reverse bias leads to a further push- 
ing of mobile c 


gions, and incre 


r of uncompensated fixed impu- 
i > interface. Hence, the 
P-n junction ros 


hange in the reverse 
las by AU by a increase in the charge, and 
this is what a Capacitor does, ‘The quantity 
Cy=AQ/ U 


barrier сар 
called the charge c, 


capacitance of the 
As in the ca 

itance depend the p-n iunction, 

the dielectric Constant of the 

and its thickness, In 

p-n junction is smal] 

Capacitance is large 


most cases 
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Fig. 71 
depletion region. By varying the thickness of 
the p-n junction, it is possible to change the bar- 
rier capacitance from several to dozens of thou- 
sands of picofarads per square centimetre. The 
most important property of the barrier capaci- 
tance is its dependence on the bias voltage ap- 
plied across the junction. The thickness of the 
harrier layer increases with the reverse bias, 
Which results in a decrease in the capacitance. 
Figure 71 illustrates the variation of the barrier 
capacitance as a function of the applied reverse 
voltage. This relationship is used in a special 
type of semiconductor diodes called varicaps 
(variable capacitor) Varicaps are employed as 
variable capacitors for tuning the frequency 
of oscillatory circuits. In rectifier diodes, 
the barrier capacitance is harmful since it by- 
passes the p-n junction by conducting some alter- 
nating current in a "roundabout" way (especially 
in the high-frequency region). The barrier capac- 
itance also appears with a forward bias if U<U, 
(at such voltages, a barrier layer still exists). 


Chapter 5 


Semiconductor Devices 


Sec. 26. Hall Eflect and Hall Pickups 


The Hall effect is an interesting phenomenon. But 
besides a purely 


attractive from a practical point of view. This 


1 properties of various 
; including semiconductors. This effect can 


Without the informa- 
„ these parameters, For this reason, 

T Ў operating principles ol 
imiconduetor devices, we shall give an idea of 
the Hall effect, 


Lorentz Force, If a unit positive charge +€ 
(a hole) moves at а velocity v in a magnetic field 
with an induction B, the force of the magnetic 
field acting on this charge is given by 


T sign = evB sin (B, v). 


When the velocity vector y is perpendicular to 
5ле magnetic, field vector B, sin(B, v) = 1, 
and the expression for Fmagn becomes 


Е magn = WB, 
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The direction of the force Fmagn can be deter- 
mined with the help of the left-hand rule.* If 
we also take into account the force Fe = eE 
acting on a charge in an electric field, the resul- 
tant force acting on the charge moving in the 
us api field with у В will be given 
y 
F =e (E 4+ vB). 


This expression was obtained for the first time 
in the vector form by the famous Dutch scientist 
H. Lorentz and is called the Lorentz force. The 
quantity magn is often called the Lorentz force. 
This quantity does not have a special name and 
it would be more correct to call it the magnetic 
component of the Lorentz force, or simply the 
magnetic force. 

Having got the idea about the Lorentz force, 
let us now consider the Hall effect. 

Hall Effect in the Extrinsic Semiconductors. 
Let us place a sample of a current-carrying p- 
type semiconductor into a magnetic field directed 
perpendicularly to the current (Fig. 72). Accord- 
ing to the left-hand rule, holes will deviate 
under the action of the magnetic force Fmagn 
to the right face of the crystal. As a result of the 
accumulation of holes, this face will become 
Positively charged, while the left face will acquire 


PT ИИ c 

* The left-hand rule states that if the thumb, first and 
Second fingers of the left hand are extended at right 
angles to each other, with the lirst finger representing 
the direction of the magnetic field and the second finger 
representing the direction of the current (motion of 
Positive charges), the thumb will be pointing in the 
direction of the force acting on these charges in the 
Magnetic field. 
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i > he 
ensated negative charge due to ne 
cantor oF holes. Such a spatial charge _ 
bution in the crystal leads to the appearanc T 
atransverse potential differ 
ence between the sample 
faces, which is essential- 
ly the Hall effect. 
У те process of the ET 
cumulation of charges wi 
last until the increasing force 
of the transverse electric 
field balances the magnetic 
force. Once the balance is 
established, the charge ас- 
cumulation ceases and the 
Crystal reaches the ix 
tionary state in which ho m 
move parallel] to the late 
ral faces. The potentia 
difference established be- 


tween the opposite y 
charged faces iscalled the Hall e.m.f.and is denot 


А О a i 1 
by Ун. The intensity of the electric field. created in 
the crystal can be expressed as Ен = Ун/а, w noroi 
is the distance between the oppositely пош is 
faces. The force of the field acting on holes 
Fa. н = еЁн. 


Using the condition th 
in the transverse direct 
Stationary State, 


les 
at forces acting on ar 
ion are balanced in 

We can write 

“magn = La. н Or evB = ep 


Hs 
Whence we Obtain the expressions 
Ey = 


= vB for the Hall field 
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and 
Vg = Eya = vBa for the Hall e.m.f. 


The current flowing through the sample is 
measured experimentally instead of the velocity v 
of the holes. The magnitude of this current is 
1 — abj, where ab is the cross-sectional area of 
the sample and j is the current density. Using the 
expression j — nev which we obtained earlier and 
replacing п by p (since we have p-type conduc- 
tivity), we can express the total current through 
the sample as 


I — abj — abpev. 

Hence we can determine the velocity v: 
d 

pe ` ab" 

Substituting its value into the expression for 
the Hall e.m.f., we obtain 


v= 


The proportionality factor that relates the 
Hall e.m.f. to the magnetic field intensity and 
to the current flowing through the sample is 
called the Mall constant and is denoted by 
Bises. 

HE 
Using this notation in the expression for the 
Hall e.m.f. and solving it for the Hall constant, 
We obtain the following expression: 


pos Инь 
=. 


13* 
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Practical Application of the Hall Effect. И 
we know the value of the magnetic induction B, 
current /, and the dimension b of the sample in 
the direction of the applied magnetic field, we 
can determine the value of the Hall constant by 
measuring the Hall e.m.f. created in the sample 
and substituting it into the last formula. Having 
determined the numerical value and the sign of 
the Hall constant, we can find the concentration 
and sign of the majority carriers in the material 
under investigation. It can be seen that the sign 
of the Hall constant is positive for p-type semi- 
шыц and negative for n-type semiconduc- 

ors, 

И we measure the electrical conductivity 6 = 
= peu of the sample during the Hall effect, it 


is possible to determine the mobility u of the 
majority carriers: 


и =— 


pe^ пс Ryo. 


H Ve the simultaneous determination of the 
Ha 


Constant and the electrical conductivity 
ae sample makes it possible to obtain the im- 
portant information about the majority carrier 
of the material under investigation, viz. thei! 
Sign, concentration and mobility. For this reason: 
the Hall effect is widely used as one of the basit 
methods of determining the  electrophysic? 
ииги of Semiconductors and metals. д 

i t is interesting to note that the Hall eliect 
n such typical metals as zinc, beryllium or Cac 

mium resulted in Positive values of the Hall con- 
Stant rather than negative as was expected. The 
conduction band of these metals proved 10 
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almost completely filled and only a narrow re- 
gion near its top is vacant. This is typical of semi- 
conductor crystals of p-type. 

By analyzing the temperature dependence of 
the Hall constant in semiconductors, it is pos- 
sible to determine the temperature dependence of 
the carrier concentration. If we simultaneously 
register the variation of electrical conductivity, 
we can determine the temperature dependence of 
the carrier mobility as well. The temperature 
dependence of the Hall constant can be used to 
estimate the depth of the impurity energy levels 
(i.e. the separation between the impurity levels 
Wa ог W, and the corresponding bands), as well 
as the forbidden band width W,. Figure 73 shows 
for comparison the dependence ln; = fT) 
which we have already analyzed and the curve 
т | Ru | = f (4/T). It can be seen from the 
figure that the slope of the segment cd for ex- 
trinsic conductivity in the low-temperature re- 
gion (T — T,) can be used for determining the 
activation energy of the donor level Wa, while 
the slope of the segment ab of the intrinsic con- 
ductivity (for T œ> Т) determines the forbid- 
den band width Wy." ^ : 

It should be noted here! that a certain error 
was made while calculating the Hall constant. 
When considering the motion of holes, we took 
into account only the velocity due to the action 
of the electric field, i.e. the drift velocity, and 
ignored the velocity of random thermal motion. 
If we take into consideration the thermal motion 
and a certain velocity distribution of carriers. 
We obtain a different expression for the Hall 
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constant: 
A 
Ry 6 


The constant 


А is determined by the mecha- 
nism of carrier 


Scattering in crystals and has 
Inn 


different Y 
the type o 


alues fo 


f crystal latti : m- 
s За lattice a rating ten 
perature region, nd the operating 


TI lect in S i 
x tha Effect Semiconductors with Mixed 
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u € | 
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and both electrons and holes are responsible for 
electrical conductivity (mixed conductivity) the 
Hall eflect has a more complicated form. This 
is due to the fact that the magnetic field devi- 
ates electrons and holes in the same direction. 
Indeed, the action of the magnetic field on holes 
is determined by the formula Fmagn = evB. 
То apply this formula for electrons, we must 
change the sign of the charge e as well as of the ve- 
locity v, thus the sign, and the direction of the 
magnetic component Раки of the Lorentz force 
will not change. For this reason, in the Hall effect 
for crystals with mixed conductivity, electrons 
and holes move towards the same lateral face. 
The sign of the charge of a certain face will be 
determined by the ratio of concentrations and 
mobilities of carriers. If the electron concentra- 
lion is higher (electron mobility is normally 
higher than that of holes) negative charges will 
be accummlated on the face towards which tlie 
carriers are deviated, while the opposite face 
will acquire an uncompensated positive charge. 
The transverse Hall field created in this case 
prevents new electrons from arriving at this 
region and at the same time accelerates the mo- 
tion of arriving holes. When the electron and 
hole fluxes deviated by the magnetic field become 
equal, the process of charge accumulation ceases, 
and a stationary state sets in, which is charac- 
terized by a certain value of the Hall e.m.f. 
The value of the Hall constant in this case is 
defined by the expression 


A | ujp—usn 
Hy = <Р 


е (upp--unn) ` 
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As before, n and p denote the electron and hole 
concentrations, and u, and u, their mohilities. 

Hall Effect in Intrinsie Semiconductors. In an 
intrinsic semiconductor, the charge carrier con- 
centrations are equal (n — p). Hence, the last 
expression is rednced to 


А up—umg 
TEL сың: 
p+un 


Tt follows from this expression that the Hall 
effect in an intrinsic semiconductor and the sign 
of the Hall constant are determined by the ratio 
of carrier mobilities, Normally, the mobility of 
electrons is higher than the mobility of holes, 
and hence the Hall] constant is not laree and has 
the minus sign (the Hall effect is said to he weak). 
, If the mobilities of electrons and holes in an 
intrinsic semiconductor are equal (и, = м»); 
the Hall constant is equal to zero, i.e. the Hall 
€.m.f. does not appear. Although the Hall effect 
15 not observed in such semiconductors, it does 
not mean that charge Carriers creating the current 
by an external magnetic field. 
xes of deflected electrons and 
consequently, the charges are 
pletely, and the Tall e.m.f. 
The action of the magnetit 
to a redistribution of carrier 
e: the concentration is higher at 
S which the carriers are displaced 
the opposite face, The loca 
ity along lateral faces of 
а Pickups and Their Apple on The practi- 
cal application of the Hall оба is not limited 


Conduetiy 
ystal changes 
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to the study of electrophysical properties of semi- 
conductors and metals. The field of application 
of the Hall effect for various purposes is so broad 
that we can consider it the most widely used 
effect in science. However, in spite of the large 
variety of the spheres of its application and mea- 
suring instruments where it is used, the main ele- 
ment in all cases is the so-called Hall pickup 
(Fig. 74). It consists of a thin rec! angular plate 
cut from a semiconductor crystal with a high 
carrier mobility. Current-carrying electrodes 7 
are soldered to two opposite lateral faces of this 
plate, and the Hall electrodes 2 are soldered to 
the remaining two lateral faces, which are used 
for registering the Hall e.m.f. appearing in the 
plate (Fig. 74a). A semiconductor film is often 
used instead of a crystal plate, the former is de- 
posited by the evaporation method or is sprayed 
onto a thin insulator substrate usually taken 
in the form of a thin mica sheet (Fig. 74b). 

Hall Magnetometers. The devices based on 
the Hall effect are used most of all for measuring 
the magnetic field intensity. These instruments 
are called magnetometers and consist of a Hall 
“pickup and а potentiometer. It ‘vas shown above 
that the Tall e.m.f. is proportional to the mag- 
netic field intensity. Conseq rently, knowing 
the parameters of the Hall pickup and the ap- 
plied current, we can estimate the magnetic 
field intensity from the measured value of the 
Hall e.m.f. Magnetic fields frequently have to 
be measured in very narrow gaps. Hall pickups 
in the form of a thin semiconductor films de- 
posited onto thin mica substrates are very 
Suitable for this purpose. 
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— 
The Hall effect can be used both to ee 
t magnetic fields and to pe ae 
te тышы magnetic fields as well as а 
were the variation of magnetic fields. 1 
a 


Mica 
substrate 


Semiconductor 
1 film 
(b) 
Fig. 74 
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agnetic fields up to a frequency ds 
1012 Hz, "xtremely smal] sizes of Hall picku[ 
(they can 


be manufacture 
0.5 x 0.5 


59 mm in Size) 
Investigating the ma; 
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for determining the nonuniformity of the field 
distribution in space or in a plane. 

Heavy-Current Ammeters. Hall ammeters are 
another example of the application of the Hall 
effect for measuring purposes. They were designed 
for extremely heavy currents, when conven- 
tional ammeters cannot be used. In order to create 
the primary direct current in such a device, 
a stabilized source of d.c. voltage is used, which 
can be a battery. The current being measured is 
used for creating the magnetic field. Since the 
Hall e.m.f. appearing in the pickup is propor- 
tional to the magnetic field, changes in the con- 
trolled current responsible for a change in the 
magnetic field are transformed into the variations 
of the Hall voltage being measured. 

Hall Pickups as Signal Transducers. One more 
field of wide application of the Hall effect is the 
transformation of a direct current into alternat- 
ing current and vice versa. When a d.c. is trans- 
formed into a.c., the current-carrying electrodes 
of the pickup are connected to the circuit of the 
d. current being transformed and the pickup 
is placed into the field of an electromagnet. The 
а.с. signal is supplied to the windings of this 
magnet. The varying field creates an e.m.f. 
on the Hall electrodes, whose frequency corre- 
sponds to the a.c. frequency. The magnitude of 
this e.m.f. is proportional to the magnetic field 
intensity and to the primary current being trans- 
formed. Thus, the obtained а.с. signal can be 
additionally controlled in the process of trans- 
formation. 

Hall Microphone. This device is an example of 
a rather peculiar application of the Hall effect 
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Sec. 27. Semiconductor Diodes 


c- 
At prese t semiconductor devices are used Pus 
tically in all branches of electronics and Шоо 
n spite of the great variety of 


e 
Y are based, as a rule, on th 
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operation of an ordinary p-n junction or a system 
of several junctions. 

A semiconductor diode contains a single p-n 
junction each of whose regions is connected 
through ohmic contacts with metallic terminals. 

Rectifier Diodes. Semiconductor diodes are 
mainly used for rectifying an alternating current. 


i D 


Fig. 75 


Figure 75 shows the simplest circuit in which a 
semiconductor diode plays the role of a rectifiere 
A source of a.c. voltage u~, а diode D, and а 
load resistor R} are connected in series. The for- 
ward direction of the diode 15 indicated by the 
arrow (from anode to cathode) / 
Suppose that the voltage across the terminals 
of the source varies sinusoidally (Fig. 76a). 
During a positive half-period, when the “plus pole 
is connected to the anode and the “minus” to the 
cathode, the diode operates in the forward direc- 
tion, and the current flows through it. The instan- 
taneous value i of the current is determined by 
the instantaneous voltage ш across the terminals 
of the source and the load resistance (in the for- 
ward direction, the resistance of the diode is 
small and can be neglected). During the negative 
half-period, almost zero current. flows through 
the diode. Hence, а pulsating current flows 
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i i 3 atically in 
e circuit, as is shown Шела | 
C RUN voltage ug across the jur e i 
will also be pulsating. Since Un = E Eg 
variations in ир follow the variations in leen 
rent i. The voltage across the load resis 


(b) 
Fig." 76 


ways has the same polarity сорына M 
the direction of the forward current: the “plu та 
resistor connected to the catho 
at the opposite end. sides 
The circuit we have just considered provi 


i i P pul- 
1alf-wave rectification, [п order to decrease p 
Sations in the 


аса ATO 
rectified voltage, ripple filters ab 
used. The simplest Way of smoothing the vo 
age is to connect 
the | 


: е to 
4 Capacitor C in paralel i 
oad resistor (the dashed part of the circu 
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Fig. 75). During a positive half-period, some 
of the current flowing through the diode is con- 
sumed for charging the capacitor. On the other 
hand, during a negative hall-period, when the 
diode is cut off, the capacitor discharges through 
HR, thus maintaining the current in the same 


Fig. 77 


direction. As a result, the voltage pulsations in 
the load resistor are considerably smoothed. 
Stabilizer Diodes (Stabilitrons). We showed 
above that during an electrical breakdown of 
P-n junction, the current across the junction rises 
Very steeply. This part of the current-voltage 
characteristic can be used for stabilizing voltage. 
For this purpose, silicon diodes are mainly used. 
Figure 77 shows the reverse branch of the current- 
voltage characteristic of such а diode. It can be 
Seen that when the breakdown voltage is attained, 
Very small variations of voltage cause very large 
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changes in the current flowing across the diode 

(tens of times). 2h 
Figure 78 shows the diagram of a circuit for 

stabilizing the voltage. The stabilizer diode is 

connected in parallel to the load resistor Ry 

across which a stabilized voltage) must be ob- 

tained when there is an alternating vollagetacross 

М. 


R hier 


Fig. 78 


the source terminals, A limiting resistor is series- 
Connected to the diode, Its resistance Lym ÍS 
chosen in such a Way that the current corre- 
sponding to the middle part of the operating re- 
gion flows through the stabilizer diode (point 
example, the voltage across 
Source increases, the current 
So increase. However, an in- 


Кы thro o ilizer (even 
within broad limits) ugh the stabilizer ( 


Stant voltage, due t 
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resistor, while a constant voltage „ү is main- 
tained across the load resistor. 

At the present time, silicon p-n junctions are 
used for manufacturing stabilizer diodes that 
can handje voltages ranging from 1 to 300 V. 

Varicaps. Diodes used as variable capacitors 
(varicaps) also operate in the reverse bias regime. 
Unlike ordinary variable capacitors with a me- 
chanical control, the capacitance in varicaps is 


R, Cu 


Fig. 79 


controlled by varying the bias voltage. Fi- 
gure 79 shows the circuit for retuning the frequeney 
of an oscillatory circuit with the help of a 
varicap. Y 

When the reverse bias applied to the varicap 
is varied by a potentiometer R, its barrier ca- 
pacitance changes, and hence the resonance fre- 
quency of the oscillatory circuit also varies. The 
Series resistor R,, which has a sufficiently high 
resistance, prevents the oscillatory circuit from 
being shunted by the potentiometer R, and Cy 
is the blocking capacitor. If the latter were ab- 
Sent, the varicap would be short-circuited by the 
coil L (with respect to the constant component of 
the voltage). 
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Sec. 28. Tunnel Diodes 


In the large family of semiconductor devices. 
there is a group for which an increase in voltage 
in a certain part of the current-voltage charac- 
teristic (AU >> 0) is accompanied by a decrease, 
rather than an increase, in the current intensity 
(AI <0). Such regions of the current-voltage 
characteristic correspond to a negalive resistance: 


AU 
R=77 <0. 


The most widespread and perhaps the most in- 
teresting of all negative resistance devices are 
the tunnel diodes. The idea of employing the 
tunnel effect for a semiconductor diode was 
put forward by the Soviet scientists Frenkel and 
Ioffe in 1932, but it was only in 1958 that the 
Japanese engineer Esaki manufactured the tun- 
nel diode. 
Manufacturing of the Tunnel Diodes. Like 
ordinary rectifier diodes, the tunnel diode can be 
obtained by alloying a piece of metal into а 
Semiconductor wafer, for example, indium into 
the n-type germanium. In other words, in order 
to create the tunnel diode, the p-n junction must 
be obtained. However, unlike the manufacture 
of ordinary diodes, for the tunnel diode we must 
use a semiconductor with a very high doping 
198 as the Substrate, i.e. it must have а very 
а impurity concentration. While the doping 
does of semiconductors used for ordinary dioc s 
ess not as a rule exceed 1017 ст-3, in semicon 
ctors intended for manufacturing tunne 


diodes the ino i x 2 o 
ixl d impurity concentration reaches 
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The p-n Junction between Degenerate Semi- 
conductors. Ít was shown above that semicon- 
ductors with such a high doping level are de- 
generate: their Fermi levels lie in the allowed bands 
(in the n-type degenerate semiconductor, the 
Fermi level lies in the conduction band, while 
in the p-Lype degenerate semiconductor, it lies 
in the valence band). Such an arrangement of 
the Fermi levels leads to a high contact poten- 
tial difference at the junction between the de- 
generate semiconductors, which is almost double 
the contact potential difference in ordinary diodes. 
Since the Fermi levels in the tunnel diodes lie 
beyond the forbidden gap, the potential barrier 
at the interface of these diodes is always higher 
than the forbidden band width. Figure 80a 
Shows the energy band diagram of two highly 
doped degenerate semiconductors (the n-type 
and p-type) before they are placed in contact, 
while Fig. 80b gives the energy band diagram 
after the p-n junction is formed. It can be seen 
from the latter figure that upon establishing equi- 
librium between the degenerate n-type and p- 
type regions, the energy bands overlap on the 
external energy scale: the bottom of the conduc- 
tion band of the n-type semiconductor lies below 
the top of the valence band of the p-type semi- 
Conductor. Hence, electrons located, for exam- 
ple, near the Fermi level in the n-type and p- 
type regions have the same energy, and the only 
obstacle for their transition from one region to 
the other is the forbidden energy band which is 
а kind of the potential barrier for them. 

Another feature of the p-z junction between 
degenerate semiconductors is its extremely small 
n 
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Before contact 
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Fig. 80 
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Tunnel Transitions of Electrons in Emquilib- 
rium State. The extremely small thickness of 
the p-n junction, combined with the overlapping 
of bands, due to which regions with similar al- 
lowed energy are formed on both sides of the 
junction, create favourable conditions for tunnel 
transitions: electrons from the conduction band 
of the n-type region move to the valence band of 
the p-type region, and vice versa (see Fig. 80b). 
Naturally, the necessary condition for an elec- 
tron tunneling through the barrier is the presence 
of vacancies on the side of the barrier to which 
the electron goes. But we know that the Fermi 
level is characterized by that its probability of 
being filled is equal to 1/2. Consequently, there 
will always be a vacancy behind the barrier for 
an electron with an energy close to the Fermi 
energy. 

Inequilibrium (in the 
age), the number of tunne 
from left to right is equal to t 
Posite transitions from right to left 
resultant tunnel current is zero. Of course, 
sides tunnel transitions in the diode under con- 
Sideration there are also above-the-barrier tran- 
sitions of the majority and minority carriers, and 
these create the diffusion and the conduction cur- 
rents. But, firstly, in equilibrium these currents 
are equal in magnitude and opposite in direction, 
So that in total they do not create current. And, 
Secondly, the number of above-the-barrier tran- 
Sitions is negligibly small in comparison with 
the number of the tunnel transitions. Thus, in 
the absence of the external bias voltage, the cur- 
Tent through a tunnel diode is zero. This 


absence of the bias volt- 
] electron transitions 
he number of op- 
, and the 
be- 
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corresponds to the origin of the current-voltage 
characteristic of the device (point 7 in Fig. 81). 

Operation of the Tunnel Diode at Forward 
Bias Voltage. If a moderate positive bias is 
applied to the diode, the energy bands will be 
shifted. As a result, the potential barrier at the 
interface will become a little lower, and the un- 
filled part of the valence band of the p-type semi- 
conductor will be opposite to the filled part of 
the conduction band of the n-type semiconductor 
(Fig. 82а). The equilibrium between the tunnel 
transitions of electrons from left to right and 
from right to left will be disturbed. Indeed, in 
the region where the filled parts of the bands over- 
lap, the indicated transitions compensate each 
other (dashed arrows in the figure), while tran- 
the ns from the upper region of the filled part of 

шщ of the n-type semiconductor 
fe ld arrow) are not compensated by opposite 
a bring because the opposite region of the 
valence band of the p-type semiconductor i$ 
empty. T} P-type semiconc 

" Y. "he uncompensated electron flux from the 
tu ‘or Semiconductor to the p-type semiconduc- 
(poi 4.25 the forward current through the diode 
point 2 on the curvo in Fig. 84), 

i nerease in the positive bias leads to greater 
dro їйїп between the filled region of the соп" 
duction band of ШКЕ: Fete wee. stor ane 
the e ; n-type semiconductor 

empty region of the valence band of the P7 
Уре smi. valence band o д 
Vs ыш Чакор, resulting in an increase т 
rent ates curent through the diode, This cur- 
Fig. 81) when the D^ imum value (point 2 in 
conduct жа the Fermi level of the n-type semi 
| “Tha 9PPosile to the top of the valence 
band of the D-tvno suu e ор 
гуре region (Fig. 82b) 


28. Tunnel Diodes 215 


Any further increase in the forward bias is ac- 
companied by a decrease in the overlapping be- 
tween the filled part of theQconduction band of 


Diffusion current 


Tunnel current 


Fig. 81 


the n-type semiconductor and the empty part of 
the valence band of the p-type. Hence the con- 
ditions for electron transitions from the n-type 
to the p-type region become less favourable 
(Fig. 82c). Electrons from the upper part of the 
filled region of the conduction band of the n- 
type semiconductor are now opposite to the for- 
bidden energy band of the p-type semiconductor, 
so their transition to the p-type region becomes 
impossible. ‘Thus, we arrive at a paradoxical 
(at first sight) phenomenon: an increase in the 
potential difference applied to the device in the 
forward direction is accompanied by a decrease 
rather than an increase in the current across it 
(Doint 4 in Fig. 81) A falling region corre- 
Sponding to a negative resistance appears’ on the 
current-voltage characteristic of the diode. 
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The tunnel current will decrease as the for- 
ward voltage increases until the bottom of the 
conduction band of the n-type semiconductor 
aligns with the top of the valence band of the 


-t : K 
sited tuna] aductor (Fig. 82d). In this arrange- 
principle, and 221511018 become impossible in 
; ; and the tunne : zero 
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Generation of Continuous Oscillations with the 
Help of the Tunnel Diode. We shall illustrate 
the application of the tunnel diodes using the 
generation of continuous oscillations by way of 
an example. The negative resistance of the tunnel 
diode can be used to compensate the positive 


Fig. 84 


resistance of a certain part of the electric circuit 
and to amplify a signal or generate oscillations: 
For example, if the working point of a diode 
Connected in series with an oscillatory 4.5 
circuit (Fig. 84) is on the descending region of the 
current-voltage characteristic, the energy d 
in the oscillatory circuit are made up for, an 
Continuous oscillations appear. 
When the switch S is closed small-amplitude 
free oscillations appear in the oscillatory circuit: 
which in the absence of the tunnel diode wou 
damp. Let us choose the supply voltage U аш 
that the Working point of the diode is at the mid- 
dle of the negative resistance region on the curren” 
voltage characteristic. As electric oscillations аге 
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generated in the oscillatory circuit, polarities 
of points А and В alternate each half-period. 
During one half-period, the polarity of these 
points will be as shown in the figure. In this case, 
the voltage across the oscillatory circuit is sub- 
tracted from the supply voltage, and the total 
forward bias across the diode decreases. Since 
the diode operates in the negative resistance re- 
gion in the regime chosen, a decrease in the for- 
ward bias will cause an increase of current through 
the diode, and hence in the entire circuit. 
On the other hand, when the polarity of the oscil- 
latory circuit terminals changes (during the 
Second half-period), the forward bias will in- 
crease, while the current in the circuit decreases. 
Hence, the current in the circuit, pulsates. It can 
be easily seen that the alternating component of 
this current coincides in phase with the voltage 
oscillations in the circuit. This means that the 
power in the part of the circuit formed by the 
oscillatory circuit is positive (cos Фф = 1), and 
the energy is continuously supplied to the oscil- 
latory circuit. Hence, the amplitude of oscilla- 
tions in the circuit will increase. However, at 
the same time the energy losses also increase. 
When the equilibrium between the energy losses 
and replenishment is attained, continuous oscil- 
ations occur in the oscillatory circuit. 

It can be seen from the diagram that the con- 
tinuous-wave oscillator based on the tunnel diode 
15 much simpler than a valve oscillator. 

At present, tunnel diodes are widely used in 
electronic computers as well as other radioelectron- 
ics circuits where high speed is required. This is 
because of their exceptionally small time lag 
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(a tunnel transition of electrons through the 
potential barrier takes only from 10-12 to 10-!! sec). 
This property of tunnel diodes makes them ap- 
plicable for generation and amplification of 
microwave oscillations (with frequencies up to 
hundreds of gigacycles). 

Tunnel diodes are also used as high-speed 
switches (the switching time сап bereduced to 107 
sec). In an electric circuit, the tunnel diode oper- 
ales as a rectifier which switches to the ON 
State as the forward bias decreases and to the 
OFF state as this bias increases. 3 

Backward Diodes. This is an interesting modi- 
fication of tunnel diodes. The doping level of 
semiconductors used to manufacture. them is 
somewhat lower than in the case of ordinary tun- 
nel diodes (the concentration of impurity intro- 
duced into the Semiconductor in this case is about 
1018 cm 3), The Fermi levels in such semiconduc- 
lors coincide with the boundaries of the allowed 
bands: the Fermi leve] in the n-type semiconduc- 
tor coincides with the bottom of the conduction 
band and with the top of the valence band in the 
p-type semiconductor, [f we consider the junt- 
tion between two such semiconductors in equilib- 
Tium, it turns out that their energy bands do not 
overlap (Fig. 85). Hence, in the absence of an 
external bias tunnel transitions through the in- 
terface do not occur, The application of the for- 
ward bias does not induce these transitions either, 
Since in this case also the allowed energies 0 
electrons in one region are opposed by the forbid- 
den band in the other region. For this reason, the 
forward Current in the diode can appear only 
due to above-the-barrior transitions of carriers 
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Since the potential barrier at the interface be- 
tween semiconductors with such a high doping 
level is sufficiently large (it can be seen from the 
figure that it isequal to the forbidden band width), 
the forward current is found to be negligible up 


Fig.(85 


to quite high values of the forward bias (Fig. 86). 
Practically, it is equal to the diffusion current 
typical of tunnel diodes in general (dashed line 
in Fig. 81). 

On the other hand, when the external vol- 
tage across the diode is applied in the reverse 
direction, the allowed bands overlap more and 
more as the bias increases. In this case, the tunnel 
transitions become possible, their number in- 
creasing unlimitedly with U, just as in the case 
of ordinary diodes. This leads to the rapid in- 
crease in the reverse current, which becomes much 
higher than the current in the forward direction. 
Thus, properties of this type of diodes with re- 
Spect to the dependence of conductivity on the 
bias voltage are opposite 10 properties of ordi- 
nary diodes, which explains their name back- 
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ward diodes. Since their current-voltage charac- 
teristics do not have a negative resistance region, 


Fig. 86 


they cannot be used for generating or amplifying 
oscillations, but they can be used as detectors in 
the range of very high frequencies. 


See. 29, Transistors 


Ini contrast to Semiconductor diodes, transistors 
are semiconductor systems containing three ге 
gions separated by two р-п junctions. Each 0 
the regions has its Own terminal. For this TO 
In analogy with Vacuum triodes, transistors are 
often called semiconductor triodes. Separate tran 
Sistor devices are Similar to vacuum triodes x: 
their duty and are mainly used for the voltag 
and power amplification of electric signals. 
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In order to manufacture а transistor, an im- 
purity with opposite type is introduced by 
alloying or diffusion into two opposite faces of 
а semiconductor single-crystal plate. Either the 
p-n-p type or n-p-n type transistor can be creat- 
ed in this way. There is in principle no differ- 
ence between them. As a matter of fact, holes 


p-n-p . 


Fig. 87 
-n-p буре transistors 


Play the major role in р 
ansistors. Let us 


While electrons, in n-p-n type tr 
Consider the p-n-p type transistor. , 
p-n- p Transistor. Figure 87 shows a schematic 
diagram of the transistor based on the n-type 
germanium wafer with two p-type regions creat- 
ed by indium pellets alloyed at certain places 
9n both sides. The middle part of the iransistor 
is called the base, and the two other parts are 
called the emitter and the collector. These parts are 
Separated from the base by the emitter and col- 
lector p-n junctions. The area of the collector 
junction is made such that it is larger than the 
area of the emitter junction. This ensures that 
Carriers coming to the base from the emitter 
are efficiently trapped by the field of the collec- 
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tor junction. The junction transistor is shown 
chematically in Fig. 88а. In equilibrium, when 
the power supply is not connected to the tran- 
sistor, the resultant currents through the two 


junctions are equal to zero, and the Fermi levels 
of the three regions are at the same height (Fig. 


e 


т A A 
(b) НЫ 
l'ig.8g 

88b). In 


Tactice, transistors сап be connected 


to a ci ity É 
alli whee in different ways, We shall first Gor. 
In hi orn called the common base operation 
applied acr 5 conditions, the forward voltage P 
connected i» 1 the emitter p-n junction (“+ 15 
is liens the emitter and “—” to the раве). 
the тено. the potential barrier and narrows 
verse bias į egion. On the other hand, a Fe 
5 18 applied to the collector p-n junction 
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(*--" to the base and *—" to the collector), and 
this increases the potential barrier and makes 
the junction wider (Figs. 89a and 6). Let us first 
consider processes occurring in each of the junc- 
tions separately. 

Injection of Holes to the Base. The lowering 
of the potential barrier of the emitter junction 


I 


A 


results in an intense injection of carriers and in 
the diffusion current. The electron component of 
this current, which is determined by the transi- 
tion of electrons from the base to the emitter 
turns out to be unnecessary for (and even harmful 
to) the transistor’s operation. Hence, in prac- 
tice it must be reduced to zero. This can be done 
if the doping level of the emitter is much higher 


15—01486 
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than that of Ше base, Since the hole concentra- 
tion in the emitter is much higher than the elec- 
iron concentration in the base (рро < иво), the 
number of holes going from the emitter to the 
base greatly exceeds the number of electrons 
coming 10 the emitter from the base, and we can 
assume that the total diffusion current through 
the emitter junction is created only by holes 
injected from the emitter to the base. 
; The intense injection leads to a sharp increase 
in the concentration of holes (the minority car- 
riers) in Ше base at the interface with the emitter. 
Let us now turn to the collector junction. 
Collector Junction. The forward bias is applied 
to the collector p-n junction. Therefore (if the 
power supply is disconnected from the emitter 
junction), only the reverse current flows through 
it, and this will be equal to the saturation cur- 
rent is and will be created solely by the minority 
carriers, viz. by holes moving from the n-type 
base to the collector and by electrons moving 
from the p-type collector to the base. For the 
collector junction, the electron component of 
the current is also useless. In this case, too, № 
can be suppressed by creating a sharp difference 
in the doping levels of regions in contact so that 
Рро > nno. Under this condition, the number of 
electrons (the minority carriers) in the collector 
is relatively small, and we can assume that all 
the reverse current through the collector junction 
is created by holes moving from the base to the 
collector. Since the field of the collector junction 
entrains holes coming from the base and carries 
them to the collector, the hole concentration in 
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the base at the interface with the collector is 
practically zero. 

Let us analyze the situation when the two 
p-n junctions operate simultaneously. Bacause 
the injection of holes from the emitter to the 
base is intense, the hole concentration in the 
vase al the interface with the emitter is many 
times higher than the equilibrium value, whiie 
at the interface between the base and the col- 
ector the hole concentration is close to zero. 
This sharp difference in concentrations leads to 
the intense diffusion of holes through the base 
from the emitter to the collector. The rate of 
this process is dependent on the small thickness 
of the base, since some holes travelling through 
the base recombine with electrons. The thinner 
the base, the fewer holes recombine with elec- 
rons in the bulk and the more holes reach the 
collector junction. If the base thickness w is 
much less than the diffusion length for holes in 
the n-type region (w < Ly), almost all the holes 
injected from the emitter to the base will reach 
he collector junction. Here, they are entrained 
by the junction field and are carried to the col- 
lector. Clearly, the additional collector current 
Created by the transition of these holes is prac- 
tically equal to the emitter current. The reverse 
Current through the collector junction is much 
Smaller than the current created by holes in- 
Jected from the emitter to the base and continu- 
ing their motion through the collector junc- 
Чоп. Therefore, the collector current can be 
laken as being equal to the emitter current 

cx To): 


toe 
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How Does the Transistor Amplify? The ampli- 
fying action of a transistor is based on the equality 
between Ше collector and the emitter currents. 
This action can be realized due to the large 
difference in the resistances of the collector and 
the emitter p-n junctions when connected in 
opposite directions. 

The forward biased emitter junction has а low 
resistance, and the voltage drop U, across it is 
small. On the other hand, the collector junction 
is reverse biased and has a much higher resistance. 
Consequently, a high resistance load can be con- 
nected to the collector circuit. This resistance К; 
is much higher than the resistance of the emitter 
junction. Since the emitter and collector cur- 
rents are equal, the voltage drop {Л = Jo = Ј Ву 
across the high-resistance collector load is much 
larger than the voltage drop U, across Ше emitter 
junction (U; > U,). This is the essence of the 
voltage amplification effect of the transistor. 

Since UM, Uele, power amplification also 
takes place: the output power Pout on the high- 
resistance load in the collector circuit is much 
higher than the input power P supplied to the 
emitter junction (Po, > P, veg 

Methods of Connecting a Transistor. There 
are three different ways of connecting a transis- 
tor in a circuit: common base connection, com- 
mon emitter connection, and common collector 
connection. 
oe € үле. шоп base connection i$ used 

g. 90а), both the emitter and the collector 
атава are measured with respect to the раве. 
Fs einn circuit is then the input circuit, while 

collector circuit is the output circuit- 
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The amplifying action of a transistor with this 
type of connection (see also Fig. 91a) has been 
discussed above. 

Figure 906 shows the common emitter connec- 
tion of a transistor. In this case, potentials of 


+ 


output | 
input 
output | 


input 


+ 
+ 


E 


1 Output 


Fig. 90 


the base and the collector are measured with 
respect to the emitter. The base circuit is the 
input, while the collector circuit is the output 
one. This type of connection is the one most 
widely used in transistor devices. Е 

In the case of the common collector connection 
(Fig. 90c) the input signal is applied to the col- 
lector-base junction, and the load resistor is 
connected between the emitter and the collector. 
This type of connection is not used as often as the 
previous two types. 
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Common Emitter Connection. Let us ша 
an amplifier stage based on the p-n-p tra KE 
connected using the common emitter veu 
(Fig. 915). The source of the signal being ne 
fied is connected to the emitter-base jun rn 
circuit in series with the bias voltage source. 


a) y 
Fig. 94 


Since the emitte 
magnitude of 
tively small, 


The power supply is connected in the emitter- 
collector circuit in such a way that for the col- 
lector junction its voltage is reverse. With such 
a connection, the resistance of the collector Jans 
tion is large making it possible to connerie 
high-resistance load Ji, in the collector circuit, 
from which the amplified signal can be token. 

The voltage of the signal being amplified cause 
a change in the current of the emitter-base 
circuit, which in turn alters the resistance of the 
collector junction and hence leads to a redistrib- 
ution of the voltage drop of the source between 
the transistor and the load. Indeed, during the 


r junction is forward biased, the 
the input resistance is compara 
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half-period when the voltage of the signal being 
amplified is added to the forward bias voltage 
across the emitter junction, the injection of car- 
riers from the emitter to the base is intensified, 
resulting in an increase in the emitter as well 
as the collector currents. On the other hand, the 
arrival of movable carriers (holes) at the deple- 
tion region of the collector junction decreases its 
resistance, due to which the greater part of the 
supply voltage applied to the collector circuit 
drops on the load resistance R,. А slight increase 
in the forward bias across the emitter junction 
is accompanied by a considerable increase in 
the potential difference across the load resistance 
Ry. When the input signal is of the reverse polar- 
ity, the opposite situation takes place: the re- 
sistance of the collector junction increases and 
the voltage across the load decreases. 

If the input signal is sinusoidal in form, the 
amplitude of the alternating voltage component 
across the load resistor В, is found to be dozens 
and even hundreds of times higher than the am- 
plitude of the alternating input voltage. Unlike 
a common base connection, a common emitter 
operation yields considerable current amplifica- 
tion. This is because the change in the collector 
current (practically equal to the change in the 
emitter current) is many times greater than the 
change in the base current (the input current of 
the amplifier stage). Current (like voltage) is 
amplified dozens and hundreds of times. Simul- 
taneous current and voltage amplifications pro- 
vide the best opportunity of power amplifica- 
tion. The power amplification factor, defined as 
the ratio of the output power to the input power, 


232 Ch. 5. Semiconductor Devices 


may reach several thousand and even tens of 
thousands in the case of common emitter con- 
nection. 


Sec. 30. Semiconductor Injection (Diode) 
Lasers 
Photons Create Photons. Tt was shown above 
that semiconductors can absorb as well as emit 
light. 

The absorption of light with the energy of 
quanta kv ~ W, is primarily associated with the 
photoconductive effect. By absorbing photons, 
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Fig. 92 


electrons from the valence band move to the 
oeduction band (Fig. 92a), i.e. go from an unex- 
Cited state to an excited stato. Б тагат 
in this state for long. After a certain time (which 
depends on the forbidden band width of the semi- 
Conductor), they return to the valence band, 
recombining with holes and emitting light quan- 
ta with an energy hy approximately equal to the 
forbidden band width Wy (Fig. 925). Unless the 
ae experiences an external influence, 
Tons return to the valence band impulsively, 
ог spontaneously. Nobody can predict when spon- 
taneous recombination will occur and which 
properties the emitted photon will haves 
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However, in addition to spontaneous recom- 
bination, induced recombination is also possible 
due to the effect of external radiation. A photon 
getting into a semiconductor and meeting an 
excited electron on its way may "push" it and 


be We 
hy 
Us 
st 
WL 7 : 
(a) (b) 
Fig. 93 


thus force it to return to the valence band. In 
this case, the primary photon acting on the elec- 
tron does not change its properties, while the 
photon emitted during the recombination be- 
tween the electron and a hole is identical in its 
properties to the primary photon: it has the same 
frequency and energy, the same direction of 
propagation and polarization. At the exit from 
the semiconductor, the primary photons cannot 
be distinguished from photons of the induced 
radiation (Fig. 93а, b). 

Population Inversion. A photon getting into 
а semiconductor can either be absorbed and van- 
ish, thus creating free electron and a hole, or 
cause a recombination accompanied by the gener- 
ation of a new photon. The probabilities of these 
two processes are equal. This does not mean, 
however, that the two processes occur with equal 
intensity. The ratio between the number of 
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electron transitions from the valence band to 
the conduction band (absorption of light) and 
the number of reverse transitions (emission of 
light) depends not only on the probability of 
the individual transitions but also on the total 
number of electrons which can take part in each 
of these transitions. In other words, the number 
of transitions accompanied by absorption of 
light is proportional to the number of electrons 
populating the upper energy levels near the top 
of the valence band, while the number of tran- 
sitions associated with the emission of light is 
proportional to the number of electrons occupying 
the lower energy levels near the bottom of the 
conduction band. In the general case, when the 
distribution of electrons among the energy states 
is determined only by thermal excitation, the 
population density of the upper levels of the 
valence band is always much higher than the 
Population density of the lower levels of the 
Conduction band. Therefore, in normal condi- 
tions a semiconductor absorbs light. 

In order for a semiconductor to amplify, rath- 
er than absorb light, it is necessary that the 
electron population density of levels adjoining 
the hottom of the conduction band be higher 
than the Population density of levels near the 
top of the valence band. In this case, with equal 
probabilities of the creation and recombination 
of electron-hole Pairs, the total number of re- 
аа Will prevail. This distribution of 
t citons among the energy levels is the inverse 
E kei distribution at thermal equilibrium. For 
^ id reason, a semiconductor in this stato 18 
aid to be characterized by population inversions 
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А semiconductor in which most of the levels 
near the bottom of the conduction band are occu- 
pied by electrons is a degenerate n-type semicon- 
ductor with the Fermi level in the conduction 
band proper. On the other hand, a semiconduc- 
tor with a low electron population density of 

Uy 


AW, 


W, 


777!p 


Fig. 94 


levels adjoining the top of the valence band (in 
other words, with a high hole population density 
of these levels Jis a degenerate p-type semiconduc- 
ior with the Fermi level lying in the valence 
band. Thus, a transition of a semiconductor to 
the active state characterized by the population 
inversion is associated with the creation of the 
simultaneous degeneracy in both electrons and 
holes (Fig. 94). In this case, the difference be- 
tween the Fermi levels и» for electrons and pp 
Tor holes turns out to be larger than the forbidden 
band width: 
Ha — pp > Wy. 
'This relation is called the population inversion 
condition for a semiconductor. 

'The semiconductor with the simultaneous de- 
generacy in electrons and holes is ideal for am- 
plification of light whose energy of quanta ranges 
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between hymn = Wg and мл, = a — Mp. 
Indeed, light quanta whose energy belongs to 
this range will not be absorbed Бу such a semi- 
conductor because on the one hand, there is 
nothing to absorb them (the number of electrons 
at the top of the valence band is small) and, on 
the other hand, even the small number of elec- 
trons which may appear in this region have по 
vacancies to go to upon the absorption of a quan- 
tum (practically all the levels at the bottom of 
the conduction band are filled by electrons). 
At the same time, this state creates favourable 
conditions for recombination of electrons occu- 
pying the filled levels of the conduction band 
with holes in the empty levels of the valence 
band. During this recombination, the quanta of 
light with the energy in the indicated range are 
emitted. 

_ Creation of Population Inversion at the Junc- 
tion Between Degenerate Semiconductors. There 
are different ways of creating the population 
Inversion in a semiconductor: irradiation of à 
Semiconductor by light, bombardment by fast 
electrons, or direct. electric excitation. We shall 
discuss the most interesting method, viz. the 
creation of the population inversion at the р-й 
Junction between two semiconductors one of 
which is degenerate in electrons and the other 
in holes. Since the difference between the Ferm! 
levels of such semiconductors is greater than We 
(see Fig. 80), the potential barrier Po = Hn — № 
appearing during the formation of the p-n junt- 
tion is found to be larger than the forbidden band 
width Wg. И we apply a forward voltage to the 
Junction comparable with the contact potential 
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difference, the potential barrier will vanish, and 
a region will appear near the interface where 
the population inversion condition is observed 
(Fig. 95): 
eU = р — Pr > We 

А sharp lowering of the potential barrier leads 
to an intense injection of electrons from the n- 


Fig. 95 


type region and holes from the p-type region to 
the p-n junction. When the opposite fluxes ol 
these carriers meet at the p-n junction*, they 
recombine and emit light. The higher the applied 
potential difference, the larger the current flowing 
through the junction and the more intense the 
recombination. The minimal current at which 
the intensity of the recombination radiation 
becomes comparable with the intensity of light 
absorbed by the p-n junction is called the thresh- 
old current. At a current exceeding the thresh- 


* This is also due to the thinness of the p-n junction 
formed by two degenerate semiconductors. 
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old value, the p-n junction becomes an active 
medium which amplifies the light propagating 
in the plane of the junction. The p-n junction in 
this state can be used as a quantum-mechanical 
amplifier of light, the energy of whose quanta is 
close to the forbidden band width. The primary 
radiation being amplified need not impinge on 
the p-n junction from outside; it can be created 
in the junction itself by spontaneous transitions. 
In this case, the p-n junction operates as a quan- 
tum-mechanical oscillator, or laser. Since the 
operation of such a source of light is based on 
the injection of carriers into the p-n junction, 
this type of oscillator is called the semiconductor 
injection laser. 

In order to improve the oscillation conditions, 
all laser systems have feedback mechanisms 10 
return some of emitted radiation back to the 
active medium. Usually, semitransparent mi- 
rors are used for this purpose. In semiconductor 
lasers the parallel polished faces of the crystal 
itself, which are perpendicular to the plane of 
Ше p-n junction, act as mirrors. Some of the 
light quanta reflected by the output face and 
returned to the crystal cause induced recombina- 
tion as they pass through the crystal, and this ^ 
accompanied by the emission of additional light 
quanta identical to the reflected ones. A further 
reflection by the other face results in a still great- 
er amplification of transmitted light, and so 00: 
With multiple reflections, a very large amplili- 
cation of the radiation propagating in the plane 
of the p-n j on and perpendicular to the 


A лапси 
Polished rellvcting faces of the crystal can be 


attained (Fig. 96). 
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The most commonly used injection lasers are 
those based on gallium arsenide (GaAs). The сгуз- 
tal faces in these lasers have sizes of the order 
of 0.2-1 mm, and the thickness of the р-п junc- 
Lion is about 0.1 ит. The thickness of the emitting 


Contacts 


p-type 


n-type 


Fig. 96 


layer is somewhat larger than the junction thick- 
ness and reaches 1-2 um. The output power of 
` aAs lasers is of the order of tens of watts. In- 
Jection lasers have high efficiency (defined as the 
Trgportion of the electric energy converted into 
ght) and this quantity often exceeds 50-60%. 

md x high efficiency, small sizes, simple design 
pa. ВТЗ, output power make injection 
fields qu promising devices. The most important 
Puters x pplication of injection lasers are com- 
Optoelect ar sets with a high resolving powers, 
lies а ronie systems, wireless transmission 
ased e television. Logic elements (gates) 

а purely njection lasers can be used to construct 
Operations optical computer working at 10° 
per second or higher. 
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Sec. 31. Semiconductors at Present 
and in Future 


; 9 
Semiconductors burst impetuously e n 
century science and technology. Their at reli 
ly low energy consumption, the TOUR aie 
compactness of devices due to very К P 
ing of elements in circuits, and high re prora 
mean they are the most important Ion ie 
in electronics, radioengineering and M 
Space exploration would have been ages E 
without semiconductor devices, since the requ " 

: A energy con 
ments of small size, low weight and energy amd 
sumption are especially stringent for the ү y 
craft equipment. By the way, in space the go 
is supplied from solar batteries that use 80 
conductor elements. ts for 

Microelectronics has opened new ргоѕрес logy: 
the development of semiconductor techno or 
It has become possible to replace semicondu т 
devices assembled from separate elements al 
the integrated circuits, Modern technology ^; 
lows designers to create 10° elements pe! sole 
of surface. By using the layered structures a 
oped during last years (metal-nitride-dielee in- 
semiconductor), 108 circuits that can store 
laced per mm? of su 


lormation can be p 

The information can be read out not only ing 

the help of electric signals but also bY semi- 

laser radiation obtained, for example, from i 

Conductor injection lasers. „ has 
However, the potential of semiconductors 


i vail new 
far from being exhausted and these awail ! 
researchers, 
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Semiconductors have made an enormous 


impact on 
20th century science and technology. This is b 


ecause com- 
ponents made from semiconductors have very favourable 


properties such as low energy consumption, compactness, 
and high reliability, and so they now dominate electronics 
and radioengineering, Semiconductors are indispensible for 


Space exploration where the requirements of small size, 
low weight and low ener 


gy consumption are especially 
stringent, 
This hook uses quantum-mechanical concepts and band 
theory to present the theory of semiconductors in a com- 
Prehensible form. Tt also describes how basic semiconductor 
devices (e.g. diodes, transistors, and lasers) operate. The 
Sook was written for senior high-school students interested 
in physics, 


